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PREFACE 

jn written primarily to meet a need 
luction of the study of textiles into the 
jh school. The aim has been, there- 
subject matter in a form sufficiently 
to be grasped readily by the high school 
;rificing essential facts. It has not 
xplain in detail the mechanism of the 
various machines used in modern textile industries, but 
rather to show the student that the fundamental principles 
of textile manufacture found in the simple machines of 
primitive times are unchanged in the h^hly developed and 
complicated machinery of to-day. Minor emphasis has 
been given to certain necessarily technical paragraphs by 
printing these in type of a smaller size than that used for 
the body of the text. 

The authors emphasize the finished products and their 
relation to the household. Chapters have been introduced 
on the purchase, testing and economical use of textile ma- 
terial, with the hope of pointing the way to a concrete and 
practical application of the study of textiles. The woman 
of to-day can no longer afford to be untrained in this respect, 
and because of present economic conditions a definite obliga- 
tion is laid upon her to understand the nature and real 
worth of clothing material and house furnishings, in order 
to buy with judgment and economy. The girl in high school 
has the opportunity to acquire this knowledge, which will 
fmiction in her later life. We are gradually breaking away 
from the formal teaching of sewing as an isolated subject ; 
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VI PREFACE 

the relation of sewing to textiles and clothing is now em- 
phasized from the economic and social side, as well as the 
practical. 

It is hoped that the student may be encouraged to col- 
lect samples of representative materials and mount them 
either in a book or on filing cards prepared for the purpose. 
These samples should be classified and made of service by 
the addition of adequate data. 

Although, as has been said, this book is designed prin- 
cipally to meet the needs of high school students, and through 
them, of homemakers, it may be of service to salespeople 
and teachers looking for reference material on textiles for 
their students. 
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CHAPTER I 
THE TEXTILE FIBERS 

Source and compoaition of textile fibers 

Vegetable fibers 

Animal fibers 
Classification. 

Vegetable fibers 

Animal fibers 

Miaeral and artificial fibers 
General characteristics 
Microscopic appearance 

Cotton 

Mercerized cotton 

Flas 

Wool and hair 

Regenerated wool 

Silk 

Wild or Tuasah silk 

Artificial silk 
Minor vegetable fibers 

Jute 

Hemp 

Ramie 

I^neappla 

Coir 

Ip we look about us at the many kinds of fabrics used in 
our homes and for our clothing, or if we think of the infinite 
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vfuiety of textile goods to which most of the space in 
our great department stores is given, we wonder where so 
much material comes from. Certainly these hundreds of 
products must mean many sources. How-stB^ising it is to 
discover that, in the main, only four groups of hving things 
— the cotton and flax, the sheep^nd the silkworm — supply 
the world yearly with its textile matenals. What wonderful 
ingenuity man has shown in manufacturing from these few 
sources fabrics simple and elaborate, cheap and priceless — 
from six-cent cheesecloth to Gobelin ■tapestries and the rugs 
from Eastern looms ! To trace the steps which convert 
textile fibers into fabrics is a study full of interest. 

Source and composition of textile fibers. — Let us begin 
our study with the fibers, those tiny products of plant or 
animal life which are the basis of spun and woven material. 

Vegetatde fibers. — The principal fiber plants are cotton 
and flax. Cotton is the fiber of almost universal utility and 
enters into nine-tenths of the textile material of everyday 
use. Flax is the fiber of luxury. It is called linen when 
made into the thread or fabric. 

Cotton snd fiax fibers are quite dissimilar in mabner of 
growth and appearance. The cotton plant is a bushy shrub. 
Its seeds are inclosed in round pods or bolls. Each seed is 
covered with white or creamy hairs which grow from its 
outer coat. These are the cotton fibers. When the time 
comes for the bolls to burst open, the ripe cotton looks like 
masses of snow among the green leaves. Those fibers which, 
Uke cotton, grow from the skin covering of seeds are called 
seed hairs. 

Flax is not a seed hair, but a part of the stem of tb^^flax ^ 
plant. Flax seeds are sown thickly, in order that the plants 
may grow too closely foi;_ branching. This gives a long, 
straight stem and fibers to correspond. A branching shrub, 
Uke cotton, would not yield long fibers. The flax fibers 
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are found just under the bark of the stem, and are as long 
as the height of the plant will allow. 

Thp finT fih"r ia made up of a series of tiny cells, while 
the CQtitnn fihr is composed of a single cell. 

In composition, cotton is a pure form of cellulose, a sub- 
stance composed of carbon, hydrogen and oxygen, belong- 



ing to the group of compounds in which starches and wood 
are found. Flax is not naturally so pure. The stem of 
the tf ax plant contains woody tissue or hgnocellulose, and 
the fiber must be separated from this by many processes. 
Id its purified form, as line or linen, it is chemically the same 
as cotton. 

Animal fibers. — The fleece of sheep and goats furnishes 
wool and hair fibers, and through the spinnerets of the sillfi- 
worm is produced the long, lustrous silk filament. Since 
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these are of animal origin, they contain nitrogen, an element 
common to animal bodies, in addition to the elements found 
in cotton and linen. The presence of nitrc^en gives one 
means of distinguishing animal fibers From vegetable. When 
wool and silk bum, part of the odor of burning is caused 
by the formation of ammonia, a nitrogenous compound. 
■ No ammonia, but an odor of burning wood, is noticed when 
cotton and linen burn. 

Between wool and silk there is a further difference in 
composition. Wool contains a great deal of sulphur, and 
this also adds to its unpleasant odor when burned. Silk 
has no sulphur. 

Wool and silk are entirely different in structure. The 
wool fiber is the most interesting of all because of its com- 
plicated structure. Silk, on the other hand, is called a 
structureless filament, being without cells or any separation 
of parts. 

Hair fibers are similar to wool in structure. In the 
trade, fibers from sheep are called wool, and from goats, 
hair. 

Classification. — A more complete classification of tex- 
tile fibers, according to source, is as follows : 

Vegetable jibers: Cotton, flax or linen, and the minor 
fi,bers jute,. hemp, samie, pineapple, kapok, coir. 

Animal Jibers : Wool and hair, silk. 

Mineral and artificial fibers: Artificial silk, metallic threads, 



General characteristics. — Whatever the source, the 
fibera used for textile purposes must have length, strength 
and pliability sufficient to be spun into a continuous thread ' 
which can be woven. The fibers named above answer these 
requirements in differing degrees. 

Cotton is the shortest fiber, running from J inch or 5 inch 
to 2 inches in length. There would be great difficulty in 
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spinning cotton of the shortest staple were it not for its 
pliability and a natural twist in the fiber, only visible under 
the microscope. The length of the flax fiber is determined 
by the he^ht of the plant and the preparation ; it may be 
from 12 inches to 36 inches. Wool lends itself well to the 
spinning process. The staple may be as short as 1 or 2 
inches, but it averages from 4 to 10 inches, and much of it 
is naturally curly or crimpy. Hair fibers are straighter and 
in some cases less pliable, but may reach a length of 20 
inches. Silk far outranks all other fibers in length. Its 
wonderful filament may be from 400 to 1300 yards long. 
Imagine a single cocoon unwinding to three times the length 
of the river span of the Brooklyn Bridge, or from six to eight 
times the height of the Washington Monument. Moreover, 
although the diameter of the silk filament averages less 
than that of the other fibers, in proportion to its size its 
strength is greatest of all. 

When we compare the physical properties of the fibers, 
we must speak of averages. There are wide variations. 
A general tabulation like the following is useful, if this is 
kept in mind : 

Length. — Silk fibers are the longest ; then flax, wool, 
cotton in descending order of length. 

Strength. — Silk is strongest in proportion to diameter ; 
then flax, then cotton, and the weakest is wool. 

Diameter. — Silk and cotton are uniformly finest in diame- 
ter. Flax and wool vary greatly. 

Elasticity. — Wool is most elastic, followed by silk, cotton, 
linen in the order named. 

Luster. — Artificial silk, silk, mercerized cotton, Unen, 
wool, cotton. 

Capacity for holding moisture. — Wool holds 12 per cent 
to 15 per cent of its weight under ordinary conditions, 30 
per cent to 50 per cent in presence of excess moisture. Silk 
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10 per cent or 11 per cent in ordinary atmosphere, up to 
about 40 per cent under artificial conditions. CottOQ 
and linen, 7 per cent to 12 per cent in ordinary conditions. 
Linen is more easily permeable by air and moisture than 
cotton, on account of its coarser pores, but loses its moisture 
much more rapidly. 

Heai conductivity. ■. — Linen is the best conductor of heat, 
by reason of the rapid evaporation of moisture from its sur- 
face. Cotton haa 15 per cent to 30 per cent more heat 
protection than linen, in fabrics of equal weave and thick- 
ness. Silk and wool are both non-conductors; the latter 
retains body heat somewhat more than silk, because of 
the air-holding spaces in the fibers, and because of slower 
evaporation. 

Cleanliness. — Silk and linen, by reason of their smooth 
surface, are the cleanest textiles. Investigators have shown 
that under equal conditions cotton collects about three 
times as much surface dirt as linen, with a corresponding 
increase in bacteria on garments worn next the skin. Wool 
collects the greatest amount of dust, dirt and bacteria, and 
is laundered with the most difficulty. 

Microscopic appearance, — Every student of textiles 
should know the microscopic appearance of the principal 
fibers, and should use the microscope when possible as an 
aid in determining the kind and quaUty of the fibers in a 
fabric. Each fiber shows under the microscope structural 
markings, which in many cases are its best identification. 
This is especially true in determining the purity of linen 
weaves. 

The high power of an ordinary compound microscope is 
essential. Under the low power we cannot appreciate the 
structure of a fine wool fiber, for example, which may be only 
0,0005 inch in diameter, and have 4800 scales per inch of 
length. 
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In the foDowmg pages, emphasis is placed on the typical 
appearance only of the principal fibers. For more detailed 
study, the student b referred to the bibliography at the end 
of the book. 

Cotton. — Seen under the microscope, the typical cottdn 
fiber resembles a spirally twisfjed ribbon with thickened 
edges. The twist may not be continuous in one direction, 
nor of regidar occurrence. The fiber is a single cell ; the 
edges indicate the thickness of the 
cell wall. The Battened portion 
between the e<^^ marks the posi- 
tion of the interior canal or lumen, 
which occupies about two-thirds . 
the breadth of the fiber. Before ' 
the cotton reached maturity, this 
lumen was filled with nutriment 
for the cell, and the fiber was 
^lindrical. When fully ripe, the 
lumen contents dried or were ab- 
sorbed, and the fiber shrank and collapsed into its fiat, twisted 
form,' It is generally conceded that the stronger and more 
frequent the twist, the better the quality of the fiber. Dead 
or unripe fibers do not show twist or lumen to any extent, 
but are straight, thin and transparent. 

Mercerized cotton. — (See Chap. IV.) The process of 
mercerizing with stroi^ caustic alkah changes the chemical 
and physical nature of the cotton fiber. As regards the 
latter, the fiber loses its cuticle and swells to a cyUndr^cal 
form. The twist almost or wholly 4iaa{ipeius, The body 
of the fiber is firm but ^translucent. All these changes 
greatly increase the luster, especially if the mercerizing 
is done under tension. It rarely happens that all the fibers 
of a given lot are equally mercerized ; the presence of an 
occasional twist is conclusive that the fibers in question are 
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mercerized cotton, where there is any possibility, by reason 
of form and luster, of confusing them with silk. It is a 
safe rule, in using the microscope, to study any fiber through- 
out its entire length. 

Flax. — The purified flax or 
linen filament, as we ordinarily 
see it under the microscope, is 
straight, cylindrical, and has a 
lumen which shows as a narrow 
line. The end of the fiber is 
pointed. The distinguishing marks 
are frequent transverse lines or 
fissures, sometimes resembling the 
nodes or joints of the bamboof 
There is much variation in, the 
appearance and occurrence of these, and they may at first 
escape the eye of the beginner. The linen fiber requires 
more careful study than perhaps any other. Structurally, 
the fiber is composed of a series of cells of varying lengths, 
but averaging one inch. 

Wool and hair. — These fibers 
are alike in their main structure, 
but differ in outward appearance. 
Three main divisions of the fiber 
may be made : 

1. Epidermal Scales. — The 
epidermal scales, horny and trans- 
parent, overlap like the scales of 
a fish. This is the most striking 
characteristic of the wool, but 
not the hair, fiber. In some fine 
wools, a single set of scales encircles the fiber hke a series of 
cusps or fimnels ; in most varieties two or more scales make 
up the circumference. The lower ends of the scales are 
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fastened to the body of the fiber ; the upper ends are often . 
so loosely attached that they give a serrated or saw-toothed 
structure to the fiber edge. In the finer wools the sc^e , 

edges are straight, in coarser 

wools they are often serrated or 
wavy. The presence of these 
overlapping scales affects the 
I manufacture, dyeing and home 
treatment of woolen materials. 
For example, heat and moisture, 
acids or alkalies soften the walls 
of the fiber and cause the scales 
to open outward. If they are 
Fio. 5.— Wool Fibebh. loosely attached, as in wool, they 
then interlock with those of con- 
tiguous fibers, and under the influence of fall in temper- 
ature, friction or pressure the interlocking becomes a per- 
manent shrinking and felting. Short wools, such as merino, 
are crimpy and have a great number of serrations per inch, 
therefore they felt and shrink to 
a marked degree. Medium wools, 
such as crossbred, have more 
luster, fewer serrations, and less 
felting power. Long wools, e.g. 
Lincoln, and hair, such as mohair 
from the Angora goat, and alpaca I 
from the alpaca goat, are straight, 
lustrous, and do not felt. This 
is because the scales are closely 

joined to the body of the fiber, so fiq. 6, -Haib FtsBRs. 
much so that they are usually in- 
visible in hair fibers, a fact which differentiates these from wool. 
2. Cortical Region. — The cortical region is the main 
fiber body. It is made up of spindle-shaped cells, which 
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• give strength, elsfiticity and pliability to the fiber. Under 
the microscope this region is indicated by numbers of small, 
dark, longitudinal tines which can be seen throi^ the 
epidermal scales. 

3. Medulla. — The medyUa is the central canal. Fre- 
quently it is not visible, especially in fine wools. In coarse 
wools and often in hair fibers it appears in varying aspects — 
as a narrow or a broad hne, con- 
tinuous or broken, sometimes con- 
taining irr^ular dark masses of 
pigment or other material. 

Regenerated wool. — (See Chap. 
VI.) Woolof this kind, recovered 
from cast-off clothii^ or other 
sources, is called shoddy. 

The microscope may show the 
presence of shoddy when it is 
characterized by broken of miss- 
ing scales, split fibers, torn ends, 
and fibers of different sources and 
colors. Good grades of shoddy are not different in appear- 
ance and quality from some wool directly from the fleece, 

SUk. — Raw silk, as it comes from the spinnerets of the 
silkworm, is in the form of a double filament, held together 
by a gummy substance called seridn. It is rough, dull 
and translucent. As we see it in most dress materiab, it 
has been freed from the gum by scouring or boiling off, and 
is then a single, lustrous, transparent filament. It has no 
apparent structure, but looks smooth, fine and evenly 
cylindrical. 

Wild or Tiissah silk. — The name Tussah is generally 
applied to all varieties of this silk, which b produced by 
several kinds of silkworms differing from those which make 
the cultivated silk. Wild silk is always darker in color than 
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the cultivated. The microscope shows broad thick fibers, 
flattened in form, and characterized by distinct ion^tudinal 
etriations, Often there are cross markings, caused by one 
filament pressing on another be- 
fore the cocoon mass has hard- 
ened. The striations are held to 
indicate that the fiber is composed 
of minute filaments. The diame- 
ter of wild silk is frequently two 
or three times as great as that 
of the cultivated. 

Artificial sUk. — (See Chap, 
VII.) There are several varieties 

of these silks onthe market, each _ _ 

characterized by slight micro- 
scopic differences. The viscose silk, most often seen in this 
country, shows a straight, exceedii^y glossy filament, resem- 
bling a glass rod. The diameter is uniform throughout. There 
are as a rule lengthwise lines, straight and regular, covering 
the surface of the fiber, and oocar 
sionally small bubbles are seen. 

Minor vegetable fibers. — Jute, 

hemp, ramie, pineapple fiber, coir and 
kapok are the principal fibers in this 

Jute is a bast fiber from several 
species of a mallow, sometimes called 
Jew's mallow, native to India. It is 
also cultivated by "the Chinese and 
Malays, and has been introduced into 
America along the Oulf coast. It is 
fine, lustrous, and soft, but not strong, 
n exiwsed to dampness it deteriorates 
rapidly. The fiber length averages 4 to 7 feet. Jute is used for 
bagging, burlaps, cheap twine, binding thread, and frequently in 
■pBS~SpS6l6iery fabrics and as a backing for carpets and rugs. 
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Hemp. — There are thirty or more plants, similar in appearance 
and properties, and widely distributed geographical ly, that bear 
the name of hemp. Common hemp is a bast fiber from Cannabia 
sativa. It is grown extensively in Russia, Poland, Italy and the 
United States. Italian hemp is the finest grade in our marlcets. 
In growth and preparation hemp is similar to llax, and under the 
microscope they are not dissimilar. The fiber is lustrous, stronger 
than jute, and is not weakened by continued wotting. Ccarse 
hempen fibers are used for sailcloth, canvas, ropes, hammocks and 
carpets, and in some upholstery material. Fine hemp may take the 
place of flax in all weaves except the finest linens. In the Philip- 
pines fine grades of Manila hemp are used for dress materials. 

Ramie is a bast fiber obtained from the stinglesa nettle Boekmeria 
lenacistima. It grows in temperate climates, and in this respect 
is different from a similar fiber (China grass, from Boekmeria nii'ca) 
which thrives best in tropical or semi-tropical countries. There 
is practically no difference between the fibers in appearance or 
properties. Ramie is a strong fiber, as white as bleached cotton, 
and more lustrous than flax. It does not easily spin a fine yam, 
although beautiful and delicate materials are made from it in China 
and India. It has been used with cotton, silk and wool in woven 
fabrics, and it produces a fine, close paper, used especially for bank 
notes. As a rule, ramie or China grass fabrics are characterized by 
harshness and inelasticity. The microscope shows fibers of ^eat 
variation in diameter, from the fineness of silk to a breadth exceed- 
ing that of other fibers; the typical appearance is a broad, flat 
fiber with rough markings. In the United States the cultivation 
of ramie has not been commercially successful. 

Pineapple jifter is a bast fiber from the leaves of the pineapple 
plant. It makes the fine Jusi and Pifia cloth of the Philippines. 

Coir is a fiber resembUng horsehair in texture, prepared prin- 
cipally from the husk of the coconut. The color is cinnamon brown. 
It is strong and elastic, and finds a use in mattings, doormats, cord- 
age and sailcloth. 

Kapok, a variety of Bombax cotton, comes from the white cotton 
tree, which grows in tropical countries such as Ceylon, India and 
parts of South America and Africa. Dutch merchants trading with 
Java introduced kapok and gave it its name. The fiber is weak, 
short, silky, and of so light a specific gravity that it is sometimes 
used for life preservers. Mattresses and pillows are also stuffed with 
it, but it is not always satisfactory for this purpose, as the fibers 
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are brittle, and liable to break into fine bits that sift through 
the covering. 

Fibers called v^fetable silk, having a limited use because of 
their brittle nature, are akin to kapok. They are obtained from 
the seed pods of the milkweed, from the "silk-cotton" tree of the 
tropics and from the corkwood tree of the West Indies and Central 
America. 

QUESTIONS 

1. What are the main sources of textile material? 

2. What constitutes a textile fiber? 

3. Compare the two principal vegetable fibers as to manner of 
prowth and physical properties. 

4. Give the pecuUar fitness of each to be used for spun and woven 
material. 

5. State several reasons why Unen is so valuable in Red Cross 

6. What are the disadvantages of cotton toweling? 

7. How do the animal fibers differ from the vegetable fibers in 
composition? How do wool and silk differ? Compare these two 
fibers as to their physical qualities. 

8. By what distinct characteristics are cotton, linen, wool and 
silk recognized under the microscope? 

9. Describe the structure of the wool fiber. 

10. Why does wool shrink? What are the best and the worst 
possible ways of washinif a sweater? 

11. What is meant by shoddy? May a shoddy suit be of good 
quality? 

12. Considering the heat conduction of wool and linen and their 
capacity for holding moisture, state the conditions under which 
each would be suitably used for under and for outer clothing. 

13. Give the names and uses of the principal minor v^etable 

14. What properties of the respective fibers would aid in dis- 
tinguishing between China cloth and fabrics of pineapple fiber? 

Questions and Paobleks pok Further Study 

1. Make a collection of yams representing different fibers. 
Mount each on a card, adding a drawing of the fiber as seen through 
the microscope, and a short description of its properties. 

2. Learn to recognize the principal fibers by eye and touch. 
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A. Early Methods of Spinning and Weaving 

Early metliods of spinning. — Spinning is the process 
by which fibers may be combined, drawn out and twisted 
to form a continuous thread. No one knows how the dis- 
covery was first made that certain fibers could be spun. 
Probably the earliest method was. simply 
the twisting of the fiber between th^humb 
and the first finger,^y^g^rawn oUlWom 
a bunch of woot^^otfonT As the thread 
was drawn out it was wound on a stone or 
stick and the process repeated imtil enoi^ 
thread was spun. We know that for thou- 
sands of years b.c. and up to about 1500 
A,D., all yam or thread used was spun on' 
a simple contrivance known as the spindle, 
and many different varieties of spindles have 
been found in many parts of the world 
among prehistoric relics. 

Spindle and distaff. — The early spindle 
was a straight stick from 10 to 12 inches 
long. A loose thread of wool was ^tened 
to one end of this stick, and the stick was 
either whirled between the hip and the palm 
of the hand, if the spinner sat on the 
ground, or dropped at the side, if the 
worker was standing. During the whirling — ^^~^— 
process the thread became twisted. After ind,,!^ spindle. 
this twisting was done sufficiently the yarn 
was womid upon the stick and fastened at the end in a notch, 
and the process was repeated. Finally some one discovered 
that the spindle revolved more quickly when wound with 
yam, as it became heavier, and a weight was therefore added 
at one end. This was called a whorl; it was a lump of clay. 
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or a stone, or a piece of wood. It also served to keep the 
yarn from slippii^ off the spindle. Spindles were made of 
wood, bone and metal, and many interesting ones may be 
seen in the museums. 

The raw fiber to be spun was placed hghtly around a stick 
which was held under the left arm or thrust into the belt. 
This 'was the distaff. In Germany it was called a rock 
and was held erect on a block while 
the spinner stood near by. In 
many parts of the continent one 
can still see peasants spinning with 
a spindle and distaff. 

Processes involved in spinning. — 
It is well to imderstand clearly 
what the essential processes in 
spinning are : 

(1) the drawing out of the fiber 
into a thread ; 

(2) the twisting of the thread to make it stronger ; 

(3) the winding up of the twisted thread on the spindle. 
These underlying principles are the same ones appUed 
later to the spinning wheel and at the present time to machine 
methods, although the method has varied greatly. 

Carding. — The wool fibers were always carded before 
being spun, and carding is probably as ancient an art as 
spinning. In carding, the wool was mitangled and formed 
into soft rolls by cards made of wood or leather into which 
wires were set. Two of these cards were used ; the fibers 
were placed between them and with a card held in each hand 
they were so rubbed together that a soft roll of smooth 
wool resulted. (See Fig. 11.) This soft roll is now called 
a sliver. 

Use of spinning wheels. — About the year 1500 a new 
method of spinning came into use in Europe. This was 
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the spinning wheel and was a great improvement over the 
spindle and distaff. Some one probably discovered that 
the spindle could be placed in a horizontal position and 
turned by a wheel, the result being a greater quantity of 
spun yarn and a saving of labor. The idea probably came 



Fio. IS. — Old East Indian Wheei- 

from India, as a teakwood wheel had been in use there 
for some time. This was a rude contrivance in which the 
spindle was attached to a wheel by means of a band and 
thus made to rotate. The spinner sat on the groimd and 
suppUed the spindle with raw material. A coarse yam 
was spun in this way, but the spindle and distaff were used 
for the finer yams. 

I. Jersey or Wool Wheel, — The Great, wool, or Jersey 
wheel, for it is spoken of by all of these names, was one of 
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the first used. It varied in sise in different countries, but 
the one used in the American colonies chiefly for spinning 
wool was a large wheel about 5 feet high. It consisted of 
a standard on three legs, at one end of which was a post 




Fio. 13. — Jbbsbv OB Wool Wheel. 
Used in early days in America. 

holding a lai^e wheel. At the other end of the standard 
two upright posts held the spindly in a horizontal position. 
To the spindle a small wheel was attached which was con- 
nected with the large wheel by a band or cord, (See Fig. 
13.) When the large wheel was turned, the small wheel 
turned very rapidly and revolved the spindle. The wool 
or cotton was first carded by hand cards into sUvers about 
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10 inches in lepgth. The spinner stood beside the wheel 
with the sliver in her left hand and attached one end of it 
to the spindle. With her right hand she turned the wheel, 
thus causing the spindle to revolve, and at the same time 
with her left hand she drew the wool away from the spindle 
almost in a line with it. When the wool was fine enough and 
twisted suflSciently, the wheel was stopped and turned slowly 
in the opposite direction in order to bring the yam into posi- 
tion on the spindle for winding. Then the wheel would 
be turned in the original direction, and the yam held at 
right angles to the spindle and wound directly upon it. 
As will be seen, the motion was intermittent, the wheel 
revolving alternately in both directions. The spinner stood 
all the time, walking back and forth constantly. It has 
been said that a spinner on the big wheel sometimes walked 
twenty miles a day. 

2. Saxony or Flax Wheel. — The fiae whed was a much 
more elaborate piece of mechanism than the wool wheel. 
It was much smaller and for that reason it is sometimes 
called the small wheel. The- wheel turned by means of a 
treadle, and the spinner sat while spinning. The frame 
stood on three legs as did the large wheel, but it had a treadle 
at the bottom attached to the wheel by a rod. The wheel 
was at one end of the frame and at the other was a rod and 
a stick holding the flax. This stick was called the distaff. 
(See Fig. 14.) At the distaff end two upright bars held 
the steel spindle, which was pointed a.% one end and had 
an eye at the other. A wooden bobbin on which the yam 
was wound was attached to the spindle and revolved with 
it. In the large wheel the yam was wound directly on the 
spindle. A cord from the wheel tumed a very small wheel 
on one side of the spindle and revolved the spindle and 
bobbin. An important addition to this wheel was the " flyer," 
a contrivance which revolved about the spindle and twisted 
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the yam. This flyer was a U-shaped piece of wood with 
a series of hooks placed on each prong. The center of this 
was attached to the spindle and it revolved with the spindle. 
The hooks guided the yarn as it was wound on the bobbin. 
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The small wheel was used mostly for spinning flax. Be- 
fore spinning, the flax was prepared in such a manner as 
to untangle the fibers and then placed carefully on the dis- 
taff. The spinner sat beside the wheel and pressing the 
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treadle with her right foot caused the wheel to revolve in 
a continuous motion. Several threads of flax were brought 
down from the distaff, passed through the eye of the spindle 
over one of the hooks of the flyer, and attached to the bobbin. 



N SUALL Wheel. 



With a smooth and even motion of the wheel the spinner 
guided the flax to the spindle, taking it from the distaff 
with her left hand and drawing and slightly twisting it 
with her r^ht hand. The drawing, twisting and winding 
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went on coDtinuously and aot intennittently as with the 
big wheel. It took time and practice to become a good 
spinner, and beginners found great difficulty in revolving 
the wheel smoothly and drawing the fiber down evenly. 
The flax wheel produced seven times as much yam as the 
spindle and distaff. This wheel was a great improvement 
over the wool wheel, aa the continuous motion produced 
a larger quantity of yarn, and a harder twisted, stronger 
yam than the intermittent motion of the wool wheel, V 

r\,^c\MPARiaoN OF Wool and Fi,*x Wheel KyS^ ^ 
V^ool Wheel Flax Wheel 

Uspd for wool Used for flax 

No distaJf Distaff 
No treadle Treadle 
Hand power Foot power 
No bobbin..- Bobbin on spindle 
Spinner sU,nda Spinner ia seated 
No flyer Flyer 
Motion intermittent ■ Motion continuous 
Drawing, twisting and winding Drawii^ done by spinner, twist- 
done by apinnec ii^ by flyer, winding by 
bobbin 
Product, softer yarn less twisted Product, hard twisted stronger 

Early methods of weaving. — Weaving is one of the most 
ancient of arts as we find when studying the work of pre- 
historic peoples. It is the manufacture of a fabric by inter- 
lacing two seta of threads crossing each other at rip;ht ant^ ea. 
The warp threads are the lengthwise threads and are ar- 
ranged first ; the interlacing cross thread is called the woof 
thread or the filUng; one woof thread across from side to 
side is called a " pick." A contrivance called a loom is 
used for weaving, and many interesting types of looms have 
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been used in the past. The first weaving was doubtless ■ 
exceedingly simple and included mats, floor covering and - 
baskets made of grasses, reeds and rushes, A simple form 
of weaving was the wattHng (Fig. 16), used for shelters by- 
early people. A study of the exhibitions of primitive 
weaving in museums shows many interesting specimens of 
cedar bark weaving, mats woven with no looms of any de- 
scription, belts woven on simple frames, and the interesting 



Fia. 16. — Wattuno. 
One of the earliest forms of wesviag. 

Chilkat blanket in which the warp threads were tied to 
a top rod and weighted with stones at the bottom to hold 
thera'in place while the weaving was being done. 

Primitive looms. ■ — Two differing types of looms were 
the vertical or upright lopm such as used by the Navajo 
Indians and the horizontal loom used by the Zuili Indians. 
The chief difference in these was in the construction of the 
heddle. 

The Heddle. — In all types of weaving the filhng is passed 
in and out amoi^ the warp threads ; at first this was prob- 
ably done by the fingers, picking up first one thread and 
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then another, and pushing the woof thread through, much 
as darning is done to-day. Later it was found that an 
appliance separating these threads and raising at one time 
all of the warp threads needing to be raised, could be used. 
A woof thread wound on a twig or shuttle could be slipped 
across and much time and labor be saved. The appliance 



used in separating these threads was called a heddle' the 
opening made when this heddle was raised was called a 
shed and the process of raising it was called shedding. 

Essential operations in weaving. — In any style of weav- 
ing three essential operations are performed : 

(1) The raising or lowering of the heddle to form the 
shed, called shedding. 

(2) Throwing the shuttle carrying the woof thread across, 
called picking, and 
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(3) Pressing the woof thread up close to form a firm fabric ; 
this is done either by the finger or by a separate device for- 
merly called a batten ; this operation is called battening. 



These operations are present to-day in all weaving pro- 
cesses ; no matter how complicated the machine, the shedding, 
picking and battening always take place in the same order. 
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Navajo loom. — One of the simplest of looms is the one 
on which blankets and rugs are woven by the Navajo 
Indians of Arizona and New Mexico. The loom consists 
of a framework made of four poles inside of which at the 
top and bottom are attached two beams from which the 
warp is stretched. (See Fig. 19.) The shedding is done 
by a simple heddle made of wood and string, a straight 
rod is tied by string with a loop stitch to each alternate 
thread of the warp and when this rod is pulled up, every 
alternate thread is raised and the shed formed. A flat 
stick called a sword or batten is used to form the oppo- 
site shed and to batten up the woof thread. This woof 
thread is wound on a rude shuttle. The weaver usually 
begins to work from the bottom. When making a design 
she uses a simple wooden comb to push the filling close or 
" drive it home." 

Zuni heddle or loom. — The Zufii Indians had a different 
type of heddle made of wood. They often wove narrow . 
belts with no loom but the heddle frame and a shuttle, the 
latter used to beat the woof home. One end of- the warp 
was tied to a cyhnder-shaped rod and held between the feet ; 
the other end was attached to the waist. (See Fig. 17.) 
The heddle frame was made of wood with alternate rows 
of upright slots and holes or eyes. Alternate warp threads 
were passed through the eyes and slots. To form the shed 
the heddle was raised ; the threads passing through the holes 
of the heddle were pulled up while the ones passing through 
the slots remained stationary. To form the opposite shed 
the heddle was lowered. The same idea was used by the 
women in Colonial days in making tape. J'he operations 
of weaving were the same as on the Navajo loom. 

The hand loom. — During the time spinning was done by 
the spinning wheeb, the weaving was effected on a loom 
usually spoken of as the hand loom. This was the first 
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loom OE which it was possible to weave a coDtinuoua fabric- 
This loom varied slightly in construction in different coun- 
tries, but the one used in the early days of the American 
colonies is typical. Step by step devices had been added 
until the hand loom of Colonial times, sometimes called the 
Colonial loom, had become quite a compHcated affair 



(Fig. 20). It had a stationary square framework con-, 
taining a warp beam at one end on which the warp was 
wound, and a cloth beam at the other end which held the 
finished cloth. The warp threads passed from the warp 
beam through the harness, as the appliances for shedding 
were called. The harness was made up of a series of two or 
more heddles holding the warp threads which, in order to 
form the shed, were lowered by treadles at the bottom 
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of the loom. E^ch heddle was fastened to a treadle. 
Two heddles were always used for plain weaving ; when 
a pattern was woven 
other heddles were 
used. Many of the 
looms had four hed- 
dles and six treadles 
— two heddles being 
tied together and at- 
tached to a treadle. 
(See pattern weaving, 
Chap. III.) Thehed- 
dles in the Colonial 
loom were made on 
the principle of the 
Zufii heddle, but 
while the Zufii heddle 
worked up and down, 
and but one was 
needed, the heddles 
on the Colonial loom 
were lowered only, 
and in consequence 
two were always 
needed. To make the 
heddle, cords were 
tied in such a manner 
that an opening was 
left in the center, and these " healds," as they were called, were 
suspended on two sticks. For plain weaving a warp thread 
was put through a hole in the cord heaid of the first heddle 
and then passed between the two healds of the second heddle ; 
the second warp thread was passed between the two healds 
of the first heddle and into the hole of the heald of the second 
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heddle. Thus, by pressing the treadle which pulled down 
the first heddle one shed was made, and pressing the treadle 
pulling down the second heddle the reverse shed was formed. 
The threading of the warp into the harness for pattern weav- 
ing was quite complicated. After passing through the 
heddles the warp threads were inserted in regular order in 
the reed, a contrivance made of wires used for battening 
the filling into place. 

Method of Weaving. — The method of weaving was to 
press down the treadle, throw the shuttle through the shed 
and pound up the reed firmly against the cloth beam. 

A temple or tenter hook was used on the finished cloth 
to keep the sides from drawing in. When a certain amount ■ 
of cloth was woven, the warp threads were loosened, the 
cloth was wound up on the cloth beam, the warp unwound 
from the warp beam, the mechanism tightened firmly and 
the weaving continued. The shuttle was a pointed boat- 
shaped affair which held the bobbins. These were usually 
simple paper quilb held in place by a wire. 

B. The Industrial Revolution 

Its place in history. — Up to the latter half of the eighteenth 
century there existed what may be called the domestic system 
of manufacture. Cotton and woolen goods which were sold 
in England or shipped to other countries from England 
were still carded, spun and wPven in the scattered cottages 
of the rural districts of the west and north of England. 
Little change in method had been made, and the hand 
cards, spinning wheels and hand looms were the same as 
had been used for centuries. About the same time that the 
French Revolution was making political changes in FraJice, 
a still more fundamental revolution was taking place in 
England, — a " sudden and silent " revolution in industry, 
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caused by a series of ingenious textile inventions which 
soon revolutionized every branch of industry. This is 
what we call the Industrial Revolution and means the change 
in methods of manufacturing and transporting merchandise 
brought about by the introduction of machines. Modern in- 
dustry and the factory system may be said to date from this 
industrial revolution of the latter portion of the eighteenth 
century. Marvin in " The Living Past " calls it the " or- 
ganization of industry by science." 

The great inventions. — At the beginning of this tran- 
sition from the domestic to the factory system we find four 
great inventions, — the Spinning Jenny, the Water Frame, 
• the Mule and the Power Loom, — which played a very 
large part in shaping the world's social history. In the 
production of cloth by the loom and the spinning wheel, 
it was the spinning which occupied the moat time. One 
weaver continuously at work could use the product of five 
or six spinning wheels, and the weavers were often obliged 
to stop work because of lack of yam. This difficulty was 
increased by the invention in 1738 by John Kay of the fly 
shuttle, a contrivance which enabled a weaver, by puUing 
two cords placed in front of the loom, to drive the shuttle 
back and forth through the warp threads. Formerly, for 
weaving wide materials like broadcloth, two weavers were 
necessary in order to push the shuttle from side to side ; 
but with the fly shuttle one weaver could do the work. This 
caused a still greater demand for yarn, as no correspond- 
ing improvement had been made in the process of spin- 
ning. In 1761 the Society for the Encouragement of 
Arts and Manufactures offered two prizes for improve- 
ments in the spinning wheel, and about 1767 James Har- 
greaves, a spinner and carder living in Blackburn, Lancashire, 
invented a new spinning machine known as the spinning 
jenny. 
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Spinning jenny. — As the story goes Hargreaves noticed that 
a large spinning wheel, accidentally overturned, continued 
whirhng for some time with the spindle in a vertical posi- 
tion. He was struck with the idea that a number of spindles 
in a vertical position could be made to revolve by means of 
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a continuous band operated by one wheel only. From this 
idea he constructed a machine which would spin eight 
threads at one time and named it the spinning jenny. The 
principle was like that of the wool or Jersey wheel. The 
motion was intermittent, the drawing and twisting beii^ 
done in one motion, and the winding in another. The 
jenny was a rectangular frame mounted on four legs, across 
one end of which were the spindles standing in a row and 
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revolved by a wheel. A frame in front of them moved 
back and forth, drawing and twisting the threads. By a 
little device the twisted threads were loosened from the 
top of the spindles, dropped down and wound about the 
base of the spindles (Fig. 22). The spinner turned the 
wheel by hand. The jenny greatly increased the amount 
of yarn produced, but the yarn was loosely twisted and not- 
very satisfactory as warp thread. Hargreaves was able to 
get little advantage from his patent, although the machine 
was widely used, for the spinners, incensed at the invention 
and fearing it would take away their work, destroyed his 
machine and forced him to leave his home. 

Arkimighi's spinning machine. — About 1768, a barber 
named Richard Arkwright brought out a machine founded 
on the principle of the flax wheel. It had an upright frame 
inth the spindle and flyer placed vertically as in the jenny, 
out the motion was continuous. It was first run by horse 
or mule power, later by water power, and is often spoken 
of as the " water frame." It consisted essentially of two 
pairs of rollers placed a little distance apart. The rovings 
to be spun were fed between these rollers which, revolving 
at different degrees of speed, drew out the fiber to the spindles 
where it was twisted by the flyers and wound on bobbins. 
(See Fig. 23.) The introduction of this machine marked 
the beginning of successful roller drawing, now a part of all 
modern spinning. 

It is generally thought that Arkwright appropriated some 
of his ideas from other people, but he was a shrewd hard- 
headed business man and accumulated a very lai^ fortune. 
His work was so much appreciated that he was knighted in 
1786. Because his machine ran by water power small fac- 
tories soon sprang up, and he has been called the father of 
the factory system. 

The yam produced in the Arkwright frame was more 
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even in quality and harder twisted than that from the 
jenny, due to the continuous motion. It was a more 
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satisfactory yarn for warp, but though the machine spun 
thread suitable for many fabrics it could not twist it tightly 
enough to make fine threads. 

The mvie. — In 1779 Samuel Crompton remedied the 
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defect of loosely twisted thread by combining the most 
valuable points of the water frame and the spinning jenny, 
and called his invention the mule. Crompton was himsejf 
a textile worker and felt the need of a greater supply of 
yam. He used the drawing rollers of the Arkwright machine, 
and in addition the movable frames and spindle of the Har- 
greaves jenny for still more drawii^ and for twisting and 
winding. The machine combined the drawing by rollers 
with the drawing by a movable carriage. It was more 
satisfactory and was used to a greater extent than either the 
jenny or the water frame and before the end of the eighteenth 
century. 200 spindles could be operated on a single mule. 
This machine was the basis for one of the most useful spin- 
ning machines of the present day, the self-acting mule. 

The power loom. — The spinning industry had increased 
to such proportions that it was now necessary for improve- 
ments in weaving to be made. From 1784 a clergyman, 
Dr. Edmund Cartwright, had been working on a power loom 
which by the b^inning of the nineteenth century came into 
general use. In this loom all the operations made on a 
hand loom could be performed mechanically by revolving 
a single wheel. 

Cotton gin. — While these inventions were being made 
in England, one was being worked out in America which 
was of vast importance in the manufacture of cotton goods. 
This was the cotton gin, for the removal of seeds from the 
cotton fiber, invented by Eli Whitney in 1794. This will 
., be discussed at length in the chapter on cotton biftjs men- 
tioned here because it played a large part in the great 
Industrial Revolution. 

Steam engine. — ■ The next stage in development was 
the application of steam power to these machines, and this 
was broi^ht about through the perfection of the steam 
engine by James Watt. In 1781 Watt and Bolton began 
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to manufacture their engines, and in 1785 the first one was 
used for power in a cotton mill. After that time their use 
became more general, and by the beginning of the next 
century steam was rapidly superseding water power. It 
has been said that the steam engine alone has added to 
human power the equivalent of a thousand million men. 

The textile industry in the United States. — During 
this time the New England colonies were making strenuous 
efforts to procure textile machines from England, but the 
exportation from England of all machinery, models or 
plans of machinery was forbidden by the British govern- 
ment. In 1790 Samuel Slater, who had been employed 
in an Arkwright factory, heard of the rewards ofEered in 
the United States and determined to venture his fortunes 
there. He memorized all the mechanical details of spinning 
and came to this country, where he built and operated a 
complete spinning mill at Pawtucket, Rhode Island. This 
mill was a success from the start, and cotton manufacture 
in the United States dates from this time. President 
Jackson called Slater the " father of American manufac- 
tures," 

In 1814 Francis Lowell introduced the power loom. He 
brought the process of spinning and weaving under one 
roof in his factory at Waltham, Massachusetts, and this 
factory was called the first complete factory in the world. 
The factory system spread rapidly, and factory towns soon 
sprang up on the streams of New England and in the Middle 
States. 

Results of the factory system. — The change from the 
domestic system of industry to the factory system made 
very decided changes in the conditions under which people 
lived and worked. Women in the homes began to give 
up their work at the spinning wheel when they found them- 
selves unable to compete with the machine, and the factories 
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began to employ both men and women to run the power 
spinning machines. There was now a need for large bodies 
of laborers, working regular hours under one roof and under 
control of an employer. This brought capital into industry, 
and all the attendant problems involving both capital and 
labor. 

It became necessary for the worker to live near the fac- 
tory, and for this reason the cottage homes in rural districts 
were abandoned. New towns came into existence and rows 
of cheap houses were built near the mills. 

This system made possible a minute division of labor, each 
worker f oncentrating his attention on one stage of the process 
instead of giving time and thought to the whole problem. 
There was an increased production of goods and a consequent 
reduction in the cost of the product. A continued demand 
for cheap yet pretentious fabrics has broi^ht into the market 
a large supply of untrustworthy materials. Textile fabrics 
are no longer pure ; the art of imitation has reached ^i*^a 
high degree of perfection that there b now a strong _move- 
ment for pure textile laws to regulate adulteration. 

One of the results of the new manufacturing conditions 
was the change in the place of woman in the home. She 
soon became a consumer rather than a producer. Many 
women were therefore obliged to go out into the working 
world, and an ever increasing number is found in the 
factory, ofBce and department store. Woman is now a 
factor to be considered in the industrial life of every commu- 
nity. Dr. Sykes said the greatest by-product of the Industrial 
Revolution was the " transformation of the home, effecting 
changes in the life and work of women so momentous that 
th^ amount to a revolution." 
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C. pREBSNT Methods of Spinninq and Weaving 

Modern spinniag frames. — The difference between old 
and new methods of spinning and weaving is not in the 
principles employed, as present methods follow closely 
the inventions of Hargreaves, Arkwright and Crompton ; 



Fig. 24. — MnLE SpKraiNe. 
Showing spindles and movable aarnaefi on tntck. 

the difference is in the mechanism used to take the place 
of the hand and in the remarkable increase of product. 
A worker now can spin 1200 times as much in a day as was 
spun with the old spinning wheel. There are two general 
types of spinning machines in use, the mule frame and the 
[ rms frame. Both have developed from the two hand wheels ; 
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< mule spinning is based on the wool wheel and the spinning 
- jenny, and ring spinning is an outgrowth of the flax wheel ^ 
and the water frame. 

Mide spinning. — The mul« has rollers which draw out the fiber ; 
upright spindles on a movable carriage which travels back and 
forth on a track about 5 feet in length; and "faller wires" which 
guide the thread in winding. The action is intermittent aa in the '^ 
great wheel. The mule is a complicated machine and requires a 
skilled attendant. Men are usually employed for this work. A 
woolea mule has from 400 to 600 spindles while a cotton mule may 
have from 600 to 1200. A soft elastic yam of excellent quality is . 
produced that is satisfactory for cotton hosiery, underwear, and all 
woolen goods. 

Ring spinning, —r The ring frame is an American invention dat- 
ing back to ISB. Following the Arkwright water frame came a 
series of inventions to improve the spindles. The "ring" is a eon- 
-~~-4.rivance placed on the spindle and has to a great extent taken the 
place of the flyer. The machine is very complicated and a detailed 
description wilt not be given here. The spinning frame has drawing' 
.filers and upright spindles with bobbins. The drawing, twistii^ 
>-and winding are done separately but continuously. The flyer of 
the old spinnlDg frame has been placed on a different machine called 
the "bobbin and fly frame" and this machine is now used to prepaMf 
the cotton for spinning. 

Hodflm weaving. — Power loom. — In 1830 Roberta in- 
vented a power loom which was an improvement on the 
Cartwright loom. In the looms used to-day, all the old 
operations are present but they are done by machinery. 
There are also various devices for letting out warp, winding 
up cloth, moving the tenter hook, changing bobbins and 
mending broken threads. "Everything is automatic, and 
the weaver of to-day has little to do but watch his machine. 
(See Fig. 25.) One man can tend from four to six looms 
which, according to the kind of material woven, will make 
from 200 to 300 picks a minute. Looms vary according to the 
materials woven upon them. The terms ribbon looms, 
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gingham looms, plush looms and carpet looms are illustra- 
tiona of adaptations to needs. The fineness of cloth is ex- 
f- pressed by the number of picks and ends to a square inch. 
(See Chap. III.) 



Fio. 25. — Modern Loom. 
Showing cloth in process of conatructioD, method of possiog through harness. 

All power looms without special appUancea are limited 
as to pattern because the pattern is dependent on the number 
1 of harnesses, and only a comparatively small number can 
be used on one loom. 

Jacquard loom. — The Jacquard loom is the one generally 
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used for weaving pattern goods. It was invented by a 
Frenchman, Joseph M^rie Jacquard of Lyons, France, in 
response to a demand for a method of weaving more elab- 
orate designs in silk and linen materials. The invention 



© BrOtm BtOI. n. r. 
Fig. 26. — Modebn Weavinu Room. 

consisted in a new method of shedding, operated from above 
the harness. In the old looms the harness was operated by 
the treadles. In the Jacquard loom the warp threads are 
operated separately instead of in groups, so that a very 
large number of sheds can be opened and elaborate pat- 
terns made. The expense of operating a Jacquard loom is 
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Pio. 27. — jACQnARD Loom. 
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very great, owing to the cost of making the design, perforat- 
ing the cards which control the pattern and setting up the 
warp. For that reason patterns are duplicated many times, 
and some of the old damask designs have been repeated 
for many years. 

The News a Century Ago 



[From the Richmond Daily Compiler] 
The Loom. — This admirable piece of mechtmism, at once the 
triumph of Americtm ingenuity and one of the surest pillars of her 
independence, remains still at the Capitol for the inspection and 
gratification of the cui^ous. A number of ladies and gentlemen 
visited it yesterday, and all were surprised and delighted at the sim- 
pUcity of its oonatruction and movement, the rapidity of its exeou- 
tion, and the excellence of the fabriok which it produces. That 
now in the loom, is a piece of cotton shirting worth about 75 cents 
per yard, and it is truly interestii^ to observe how visibly to the 
eye the operation of the machine causes it to grow into existence. 
We ore told that a young girl of ordinary capacity may in two or 
three days learn to weave at the rate of fifteen yards a day ; and a 
more skilful artist, twenty-five to thirty yards. The shuttle, it is 
said, may be thrown with the astonishing celerity of 150 to 200 
times in a minute ; and the manual power requisite to produce this 
lightning movement is not greater or more laborious, apparently, 
than that which would be necessary for the grindit^ of coffee and the 
chumii^ of butter. The economical and the curious, the industrious 
and the fashionable, the money-making and money saving in the 
domestic or manufacturing line — and in short all the citizens of 
Richmond, are invited to go and examine this ehef d'oeuvre of the 
useful arts. 

[Ai^. 17, 1SI4.] 

QUESTIONS 

1. What were the processes of spinning a thousand years ^o 
and with what contrivance was spinnii^ done? 

2. How was weaving carried on a thousand years ago? 

3. What were the methods by which spinning and weaving 
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were carried on in England in the early part of the eighteenth cen- 
tury? 

4. What effect did the invention of Kay's fly shuttle have upon 
the amount of material produced and the demand for yarn? 

5. With improvements in the methods of spinning would there 
be a reaction upon weaving, and cause any change there? What 
would be the result? 

6. Would the taking of spinning and weaving out of the home 
and putting it into factories have an influence on the work of 
women? 

7. What was the Industrial Revolution? 

8. What were the important inventions of the period known as 
the Industrial Revolution? 

9. What effect has this Industrial Revolution had upon women's 
work to-day ? 

10. How did the textile industry have its.beginning in the United 
States? 

11. What were the differences between the wool and the flax 
wheel ? 

12. What are the modern methods of spinning? 

13. How important an invention was the Jacquard loom? 

14. Compare the output of a loom of to-day with that of one a 
hundred years a^. 

Questions and Problbus for Fttbther Stuut 

1. Trace the use of the "intermittent motion" of the wool wheel 
through to the mule spinnit^ machinery of to-day. 

2. To what extent-is the Jacquard loom used in this country in 
the manufacture of materials? 

3. Make a study of the development of the textile industry in 
America from 1740 to 1840. 

4. In what parts of the United States do we find to-day a revival 
of the hand industries of spinning and weaving? 

5. How valuable do you consider hand weaving as an oooupatian 
for disabled soldiers? 
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CHAPTER III 

STRUCTURE OF FABRICS 

A. Woven Fabbicb 
Struotural design 

Making of pattens 
ClasBiflc&tion of weaves 
Burface design 

Design added in the finish 
Color applied as surface design 
Hand colored 
Machine method 

B. Knitted Fabrics 
History of knitting 
Knitting machinery 
Growth of knitting industry 
Knitted products 

Practicallt all textile fabrics used are either woven or 
knitted. In woven material, aa we have seen in the pre- 
vious chapter, there are two sets of threads, crossing each 
other at right angles (see Fig. 28) ; the threads running 
the length of the cloth are the warp threads, those ru^ming 
the other way are the woof, weft or filling threads. One 
woof thread from selvage to selvage is called a pick. In 
the knitted fabric only one thread or set of threads is used, 
and each succeeding line of threads is looped into the one 
before it. (See Fig. 29.) Knitting aa a factory industry 
is comparatively recent, but hand knitting has long been a 
home industry. 

45 
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A. Woven Fabrics 

There are two distinct ways in which designs are shown 

n woven fabrics; the pattern is woven directly into the 
material through some 
weaving mechanism as in 
structural design, or it is 
applied to the sm^ace of 
the finished fabric as in a 
surface pattern. Both of 
these are carried out in 
various ways. 

Structural design. — 
There are a number of 
variations of weave which 
are followed in structural 
design. Sometimes the 
variation is made by using 
a different colored warp 
and woof, usually with a 
plain weave. Such 'an 

effect is usually spoken of as changeable. Chambray and ■ 

seersucker gingham are examples of this changeable effect. 
A stripe is made either 

warpwise with the warp 

of various colors and the 

filling solid ; or filhng- 

wise with the warp a 

soUd color and the filling 

of various colors. 

A check is made when 

both warp and filling are 

striped uniformly with differing colors. In a plaid both 

warp and filling are striped irregularly. 
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By giving some yarns a different twist, a different appear- 
ance is given the fabric ; as in Georgette cr^pe and cr£pe 
de chine. 

Making of pattema. — The designing of fabrics is an art 
requiring a high degree of skill, judgment and knowledge 
on the part of the designer. There are many different types 
of looms, and many 
varieties of fabrics 
are produced from 
the textile fibers. 
Designs for woven 
fabrics are first 
worked out on 
squared paper 
blocked off by lines 
into squares of eight 
each way. (See Fig. 
30.) The squares 
running lengthwise 
represent the warp 
and the ones run- 
ning crosswise the 
woof or pick. The 
way in which the 
warp threads cross 
the woof makes the 
design. Shaded 

blocks are generally used to show warp threads and white 
blocks to show that the filling or woof is on top with the 
warp threads underneath. If samples of cloth of different 
weaves are collected and threads raveled out a little and 
the samples then examined very carefully under a pick glass, 
the manner in which the threads cross each other and form 
a pattern may be observed. 
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Cla8»ifieation of weaves. -^ 1. Plain weave. — The simplest 
weave and one in which many materials are woven is the 
plain weave. The woof 
thread passes through the 
warp in regular order, 
alternately going under 
and over a thread until 
the edge or selvage is 
reached, when it turns 
and goes back, passing 
under the thread it 
passed over in the pre- 
vious pick. This makes 
a strong, firm cloth but 
less close and heavy than 
some fabrics, as the 
Pio. 31.— PL.1IN Weave. threads do not lie so close 

together. (See Fig. 31.) 
Examples of plain weave in different fibers are : 
Cotton — muslin, nainsook, sheeting. 
Flax — dress linen, handkerchief linen, canvas. 
Wool — flannel, voile, challie. 
Silk — taffeta, China silk, Habutai silk. 
Variations of thb plain weave are the rib weave and the 
basket weave. A corded or ribbed effect is secured by vary- 
ing the size of the threads of either the warp or the filling. 
There are also variations in the rib weave, such as mixed 
and irregular ribs. Some of the materials showing rib weave 
are poplin, Bedford cord, pique, grosgrain, repp, etc. 

In the basket weave, two or more warp threads are crossed 
by two or more filling threads, or there may be a lai^er 
number of threads one way than another. This makes an 
attractive fabric but one that does not wear particularly 
well. Examples are monk's cloth used for upholstery and 
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curtains, Java canvas used for embroidery, and Panama 
cloth. 

2. Twill weave. — In the tvnil weave the warp crosses 
over and under the woof in a regular variation, sometimes 
over one thread and under 

two threads, or over one 
and under three, the fill- 

ing moving forward in a ' 

regular progression of one. 
(See Fig. 32.) This gives 
a diagonal effect to the 
cloth. There are many 
variations of the twill 
weave and many differ- 
ent fabrics are manufac- 
tured. Besides the simple 
twill there are the break, 
theskip, the corkscrew and 

., c i -11 m -11 Fig. 32— TwiLi, Wbavb. 

the figure twill. Twills 

are firmer and stronger than plain weaves and are used 

nearly as much. 

Examples are : 

Cotton — galatea, denim, khaki. 

Flax — twill toweling, Unen ticking. 

Wool — serge, cashmere, gabardine. 

Silk — foulard, silk serge. 

3. Satin weave. — Satin or sateen is a fabric with a smooth 
lustrous face, the luster coming partly from the character 
of the raw material, partly from the interlacing of the 
threads, and partly from reflected light. Satin weave is 
somewhat like twill, but no trace of twill may be seen on 
the cloth. A filUng thread is made to pass under one and 
over from six to twelve threads. (See Fig. 33.) The inter- 
lacing is done at irregular intervals, thus preventii^ a twill 
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from showiBg. The tenns satin and sateen are both used 
for this weave. If the filling is brought to the surface it is 
called sateen, and if the 
warp is on the surface it 
is called satin weave. A 
thread which passes over 
several threads is called 
a float. Cotton is fre- 
quently mixed with silk 
in a satin weave, as when 
a silk filling covers a eot- 

__ „„ „ „. ton warp. Skinner's satin 

Fia. 33. — Satiw Weavb. "^ , i ■ 

IS an example of this. 

Recently many silk materials have been given what is known 

as a satin finish — examples are messaliue, satin charmeuse, 

and cr^pe meteor. 

Examples are : 

Cotton — sateen, linings, surf cloth. 

Flax — damask to some extent. 

Wool — Venetian cloth, prunella. 

Silk — satin, peau de soie, peau de cygne. 

4. F^ure weaving. — These weaves are produced mainly 
on the Jacquard loom (see Chap. II), and include all mate- 
rials made up of elaborate patterns. The warp and woof 
threads are intersected in a varying number up and down,* 
with the result that many varieties of patterns may be worked 
out. (See Fig. 34.) On the old Colonial looms the patterns 
were made by the arrangement of the warp threads through 
the harness. By using four heddtes and six treadles, and 
tying heddles tc^ether in pairs, a number of different sheds 
could be made and the elaborate patterns which we often 
find in the old handwoven coverUds were woven. Now 
the Jacquard looms weave more intricate patterns, Ijrat the 
results are not more beautiful. The background/ of the 



STRUCTURE OF FABRICS 61 

figure weave in damask is generally a plain or a satin weave. 
• Diaper is the weaving of a small pattern like bird's-eye 
or buck. In damask the 
pattern is reversible, appear- 
ing equally on both sides with 
no definite right or wrong; 
but brocades are woven with 
the pattern on the face only, 
the figiu-e appearing but 
faintly on the wrong side. 
Tapestry is also a form of 
figine weave. 

Examples are : 

Cotton — madras, cotton 
damask, huck toweling. 

Flax — damask, bird's-eye Fiq. 34, — Pattern ok FiorRB 
toweling. "'"^^■ 

Wool — granite cloth, novelty dress goods, uphobtery 
materials. 

Silk — brocades, broch6. 

5. Pile Weave. — A weave in which some of the threads 
are drawn up to the surface and either left as loops, as in 
Turkish toweUng, or cut off evenly as in velvet or plush, 
to form a solid nap, Is called a pile weave. The pile may 
be formed in the warp and may be either cut or uncut. 
There are two sets of warp to one of filling. At regular 
intervals one set of warp passes over an inserted wire which 
pulls up the threads and forms loops. If the pile is to be 
cut a knife is at one end of the wire which cuts the loops 
as the wire is withdrawn. The better grades of Turkish 
toweling, velvets, and plushes are woven in this way. (See 
Fig. 36.) 

Where the pile is formed by the filling, two sets of filling 
threads are used and one of warp. There are no wires 
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in thia method, the filling being simply fonned into regular 
loops and cut later along the lei^h. Many cotton velvets 
and velveteens are made in thia way. Plushes are sometimes 
woven as double cloth but the pile threads pass from one set 
of warp to the other and are later cut half way between the 
two. The result is two distinct materials. In recent 
years many imitations of furs, such as seal plush, Persian 
lamb, broadtail, have been made with this weave. Cai^ 
pets are also woven with pile weave. 

Examples of pile weave : 

Cotton — corduroy, Turkish toweling, velveteen. 

Wool — wool plush, velour, carpets. 

Silk — velvet, plush, chiffon velvet. 

6. Double-cloth Weave. — When two cloths are made 
at one time the process is called double-cloth weaving. This 
is done for different reasons : sometimes it is desired to use 
a cheaper material for the cloth forming the back, or a two- 

, faced material is needed with a different pattern on each side. 
Sometimes it is used in making tubular pillow cases. In 
many cases a double cloth is necessary for heavy over- 
coating, golf, or polo cloth. Two sets of warp and filling 
are used which are interlaced at definite intervab, thus 
fastening them together and making a soUd fabric. A sample 
of this material when pulled apart shows two distinct fabrics. 

Examples of double cloth : 

Cotton — pillow tubii^, silence cloths, blankets for 
bathrobes. 

Wool — polo cloth, steamer rugs, cloakings. 

Silk — curtain materiab, upholstery fabrics. 

7. Gauze Weave. — In a gauze weave the warp threads do 
not run parallel but are twisted and crossed from left to 
right and from right to left, two warp threads being en- 
twined alternately between ev&cy two filling threads. (See 
Fig. 35.) This produces an openwork effect which is 



STRUCTURE OF FABRICS 



53 

Mar- 



Ught and sheer, and if well woven, wears very well, 
quisette and grenadine are examples of this. 

When gauze weaving is done in combination with plain 
weaving, the result is called a Leno weave. Many cotton 
dress materials and window t 
tains are done in this way. 

8. Lappet Weave. : 
weaving is a foim of embroidery 
used in working small designs on 
the surface of a fabric. Elabo- 
rate figures cannot be made, but 
dots and narrow figiu-es like 
stripes may be worked. Needles 
placed in a sliding frame stitch 
in the figures. Sometimes long 
threads are left on the wrong side 
and must be cut ofF. This does 
not produce a very satisfactory 
fabric, as the ends are apt to pull 
out. 

Surface design. — When a deco- 
ration is apphed to a fabric after 
the fabric is woven we get what 
is known as surface design. This is applied in several ways ; 
sometimes the fabric undergoes a finishing process which 
leaves a pattern, or it is decorated by applying color in 
different ways. 

Design added in the finish. — 1. Moir4 or watered effects 
are made at the time of finishing the cloth. The material 
is placed under hot rollers engraved with a moir^ design. 
These rollers are so arranged as to press some of the threads 
down flat while leaving the other threads round. The 
material is usually folded lengthwise and a paper is inserted. 
The material is then dampened and sent through the calen- 
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der, as the pressing machine is called. But Uttle dressing 
is used. This effect is seen in perc^ine, moreen, and moirfi 
velom-. 

2. Embossing is sometimes done on soft fabrics by using 
engraved rollers on the calender, the pattern being repro- 
duced upon the cloth. Design is made on pile fabrics in the 
same way. Some of the crinkled crapes are embossed. 

Color applied aa surface design. — ■ Colored design may be 
put OD plain woven fabrics either by hand or machine 
methods. Many of the old methods of hand color treat- 
ment have, been revived during recent years and some beau- 
tiful fabrics have been produced. 

1. Hand Colored. — In tied and dyed work certain parte 
of the fabric which are arranged to form a pattern are tied 
with string. The fabric is then dyed, and as the spots 
covered with string do not take the dye, a pattern results. 
Materials are sometimes dyed several times with different 
portions tied each time. 

In Batik work, which originated in Java, all the material 
which is not to take the dye is brushed over with wax. After 
dyeii^, the wax may be removed and again applied to other 
part« and the fabric dyed a second or third time. This 
process, with " tied and dyed " work, are forms of " resist 
dyeii^." 

In block printing a block is made on which the pattern is 
cut. The design is appUed to the material by stamping 
it with the block which has been brushed with color. Some- 
times several blocks are used. 

In stenciling, a pattern is cut out of heavy paper or metal. 
This stencil, as it is called, is placed on the material and 
the color painted through the open spaces in the pattern. 

Design is also applied by hand embroidery. 

2. Machine Method. — The machine method of apply- 
ing colored design to fabric is usually called roller, cylinder 
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or machine printing. This process is discussed in the 
chapter on Cotton under the topic, Printing of Cotton. 
The cloth is run throi^h a printing machine supplied with 
a separate roller for each color to be printed on the fabric. 
Sometimes the cloth is printed with cheroic^ before dye- 
ing and the printed parts remain unchanged by the dye. 
This is called " resist dyeing." In " discharge dyeii^ " 
the material is first dyed and the color is taken out in cer- 
tain places by chemicals, leaving the design either white 
or of a different color. 

The printing process is used extensively in the coloring 
of cotton goods, and calicoes, percales, chintz, cretonnes, 
etc. are colored in this way. Silks are sometimes printed, 
and challie, a wool fabric, is also printed. 

B. Knitted Fabrics 

History of knitting. — Knitting is the looping of a single 
thread into a fabric by the use of wires or needles. This 
produces an elastic material which is easily distinguished 
froni a woven fabric and which is especially valuable for 
undergarments. The art of knitting is of very modem 
origin as compared with that of weaving. Comparatively 
nothing is read of it until the beginning of the fifteenth cen- 
tury. In 1488 knitted caps are mentioned in Parliament pro- 
ceedings in England, and Henry VIII is known to have 
worn Spanish silk stockings. The implements used for hand 
knitting are very simple, being merely two pins or needles. 
The manufacturing industry, however, calls for very com- 
plex and ingenious machinery. 

Knitting machinery. — The first stocking machine was 
probably invented by the Rev. William Lee in Nottingham, 
England, in 1589, but its use was discouraged because of 
the fear that many people would thereby be thrown out of 
employment. This machine was the origin of all hosiery 
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and lace machines, and its main principles are embodied in 
the machines of the present day. The first fabric made by 
Lee was of flat even-selvaged nature so that garments had 
to be cut from the knitted material, but he soon learned tc 
shape the fabric by adding or dropping loops. This process 
is known as fashioning, and all the better class garments 
of to-day are fashioned. Lee received no encouragement 
for bis invention in England and went to France, where 
he built up a flourishing industry for a time. Later he lost 
all he had and died in poverty. The industry was revived 
during the eighteenth century and several additions to the 
machine were made. One improvement, a rib machine, 
made a more elastic material which was ahke on both sides. 
By the middle of the nineteenth century, 50,000 of Lee's 
hand frames were in use. Up to this time only a flat web 
could be knitted. 

Growth of knitting industry. — After the invention of the 
latch'^ncedle in 1858 there was a revolution in the knitting 
industry and many new machines were invented. The 
most important part of these machines is the needles, — 
the latch needle, which opens and closes automatically, thus 
making the loop and also producing a hard solid material, 
and the spring needle, which makes a looser, more elastic 
fabric. The seamless hosiery of to-day is made on a cir- 
cular knitting machine of American origin. All sorts of gar- 
ments are now knitted on many varieties of machines. The 
industry has grown very rapidly during the last thirty years. 

Knitted products. — Knitted goods are manufactured to 
a greater or less extent from all of the important textile 
fibers. They are used more extensively each year, and 
include gloves, sweaters, underwear, hosiery, leggings and 
ties. Jersey cloth, a knitted fabric made in silk and wool, 
is very much used and may be purchased by the yard. 
Some napped fabrics, such as eiderdown and flannel, have 
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also been made with a bad^ound of knittii^. Knitted 
goods of the rib variety are stronger and wear better but 
are more expensive than plain knitted goods. Rib and 
plain knitting are often combined in the same gannent. 
Great quantities of knit goods are now made in Germany, 
England, France and the United States. The mills in the 
United States are located chiefly in Pennsylvania, New 
York and Massachusetts. The topic " knitted goods " 
is also discussed in Chapter IV, Cotton. 

QUESTIONS 

1. Distinguish between a woven and a knitted fabric. 

2. What is one distinction between the warp and woot thread? 

3. Explain the method by which the check patt«m is obtained in 
a gingham apron ; the changeable pattern in a silk petticoat. 

4. Name 5 materiala, each illustrating a different weave. 

5. How many different weaves can you find among the garments 
you are wearing? 

6. Compare the method by which the pattern was obtained ia 
the following: a challie dress, a damaak napkin. 

7. State whether the design in the following fabries is structural 
or surface : 

a. Madras shirt waist d. Qalatea middy blouae 

b. Flowered lawn dress e. Challie dreas 

c. Damask tablecloth /. Calico apron 

8. What is meant by the term "full fashioned" hose? 

Questions and Problems for Further Studt 

1. Compare the methods used to vary the design: (a) variations 
in weave; (i>) variation in the use of color; (c) variations due to 
method of finish. 

2. To what extent is the knitting industry carried on in the 
United States? To what do you attribute an increased use of knit 

3. Compare a knit garment with a woven one as to (a) dura- 
bility ; (b) usefulness ; (c) cost ; (d) comfort of wearer. 
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Cotton is the most widely manufactured of all textile 
fibers. The fiber comes from the seed pod of the cotton 
plant and it varies in length from J to 2\ or 3 inches ac- 
cording to its variety and the conditions under which it is 
raised. 

Origin of cotton. — There is little doubt that India was 
the first home of the cotton plant, and that cotton fabrics 
had reached a high degree of perfection there fully 600 
years before the Christian era. Cotton was used for cloth- 
ing in the early days of human history, but its introduc- 
tion into Europe was very slow. The Moors introduced 
its manufacture into Spain, and it was later carried into 
Europe, althoi^h as late as the sixteenth century its use 
was not common. Many curious notions existed con- 
cerning it ; one was that the cotton was the fleece of a 
sheep which grew on a plant. It was not until the year 
1621 that cotton was cultivated for the fiber in the United 
States, although Columbus found it in the West Indies, 
Cortez in Mexico and M^ellan in Brazil. 

The cotton pUnt. — The plant is a perennial, reappear- 
ing without planting for several years, but as it is easily 
killed by frost in cold countries, new seed must be planted 
every year. For this reason in the United States it is treated 
as an annual. It grows to a height of from four to six 
feet. The leaf of the plant often varies in shape on different 
parts of the stem. The Bower is somewhat like a holly- 
hock, with five whitish or yellowish petals. The blossoms 
last a day and drop off, leaving a pod which increases in 
size and finally bursts in sections, disclosing the cotton 
fiber or cotton boll. There are many different classifica- 
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tions of cotton, but the important varieties are grouped aa 
follows : 

Ciftssification of cotton. — Sea Island cotton. — This is 
the best and has the longest and the finest fibers. It haa a 
hght creamy tinge and is lustrous. The seeds are small 
and black, and are easily separated from the lint, as the 
cotton is called. This variety is used in making the 
finest cotton goods — lace, gauze, fine muslins, and silk 
imitations. It may be spun into very line thread. It is 
grown on the islands off the coasts of the Carolinas, Georgia 
and Florida, and to some extent on the mainland. 

Upland cotton. — The Upland cotton is the variety which 
furnishes most of the supply for the great staple lines of 
cotton goods. The fibers are shorter than Sea Island, 
averaging about J of an mch to an inch in length. The 
seeds are covered with a greenish down and the fibers ad- 
here closely to them. American cotton is divided into 
New Orleans or Gulf cotton. Uplands or Boweds and Texas 
cotton. The largest fiber crop in the United States is tBe 
Upland cotton, grown throughout the South. 

Egyptian cotton. — ■ Egyptian cotton ranks second to Sea 
Island. The fiber is from 1\ to Ij inches in length, and 
the color varies from white to brownish yellow. There 
are two main varieties, the long staple brown and a white 
cotton. Large quantities are imported into this country ■ 
every year and used in the manufacture of underwear 
and hosiery. It is also used in making fine fabrics and 
spool cotton. It was formerly cultivated only in the 
lower parts of the Nile Valley, and the brown color 
of much of it is caused by the muddy waters of the 
Nile. 

South American cotton. — Peruvian and Brazilian cottons 
have a fiber longer than Upland, but not quite so long as 
the Egyptian. Peruvian cotton is strong and rather harsh 
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and wiry. It is more like wool and for this reason is used 
in making woolen mixtures. 

East Indian cotton. — The Indian cotton is coarser ajid 
shorter in fiber and has not such a good luster, but as a rule 
it is very strong. It is used in making coarser materials 
than American cotton — as denims, canvas, duck. 

Countries raising cotton. — Cotton may be raised be- 
tween 35 degrees north and 35 to 40 degrees south of the 
equator. The United States alone produces about two-thirds 
of the cotton in the world. India produces about one-fifth 
and Egypt one-tenth ; Egypt exports more than India. The 
rest of the world's product is grown principally by Peru, 
Brazil, China and Russia. Both Russia and China grow 
large quantities of cotton, but not much of it is exported. 
Texas grows more than any other state in the United States, 
and the other Gulf states, as well as Georgia, Tennessee 
and the Carolinas, are also large producers. The American 
crop in 1916-1917 was 12,356,944 bales with a value of over 
one billion two hundred million dollars. In most Southern 
states cotton growing is the chief agricultural indiistry. 

Cultivation of cotton. — Soil and climate. — Cotton thrives 
best in a warm, humid atmosphere, with plenty of rain and a 
light loamy or sandy soil. It needs much moisture, but the 
soil must not be wet or mucky. It grows best in a moist 
even climate with warm breezes and good rich soil. Frost 
is very harmful. The conditions in the southern part of 
the United States are most favorable. 

Planting. — Cotton is planted in March or April. The 
ground must be carefully prepared, after which the seeds 
are sown in rows about four feet apart. When the seeds 
have sprouted the " chopping out " process or thinning out 
begins. The surplus plants are killed by a cut from the hoe, 
so as to leave the plants about 12 inches apart. This 
process and the picking of the cotton are the two great f ■ 
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expenses in cotton cultivation, as both are still done by hand 
labor. During June and July the plants grow very rapidly, 
and the blossoms and then the bolls appear. As soon as 
the boll is formed a fight against the insect pests which 
infest the cotton b^ns. The cotton boll weevil, which 



Fia. 39. — PicKiNO Cotton. 

destroys the fiber in the boll before the bolls arc ripe, is 
the most destructive of these pests. The boll weevil origi- 
nally came into Texas from MexicO; and has since spread 
over nearly all the South in spite of the constant fight of 
the United States Department of Agriculture against it. t 

Cotton picking. — The bolls mature in August and then 
cotton picking with all its attendant excitement begins. 
There is a rush for the cotton fields from all over the South, 
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and it is difficult for employers of colored labor to keep 
their employees at that time. Men, women and children 
work in the fields from early morning until late at n^ht. 
The cotton is gathered by hand, for although many machines 
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have been invented for cotton picking, none of them have 
ever proved equal to judging satisfactorily between ripe 
and unripe cotton. Each field is gone over at least three 
I times, as the bolls do not all ripen at the same time. The 
pickers have long sacks on their backs into which the cotton 
is dropped and which are then emptied into baskets for 
weighing, which is done at the end of each day. An expert 



COTTON 67 

picker can gather about 250 pounds in a day, though some 
have picked 300 pounds. The usual pay is from 45 to 50 
cents a hundred pounds. The cotton picking season lasts 
from August to December, 

Ginning. — After the cotton is gathered the next pro- 
cess is the removal of the seeds, of which each boll contains 



from 30 to 40, This is called ginning. When j)erfectly 
dry the cotton is loaded into a wagon and hauled to the 
ginnery, where the seeds and fiber are separated and the 
cotton baled. There are two kinds of gins in ( 
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to-day : the sa w gin and the ro ller so n. The seeds of the 
Sea Island cotton are more easily removed than those of 
other varieties, and because that cotton is more valuable 
it is ginned by the roller gin. The roller gin, as first used 
in India, consisted of a flat stone with a round wooden roll 
worked by the foot, and would gin about 5 pounds of cotton 
a day. The modern gin, the McCarthy gin, was invented 
about 1840. In this, a leather-covered roller revolves 
toward the blade or " doctor," and being rough on the 
surface draws the fiber under the blade and away from the 
seed. A comb knocks the seed away from the doctor and 
the cleaned seeds fall through slots in the feeding table. 
The fibers are cleaned from the rollers by a revolving brush 
and passed on out of the gin. This gin does Uttle damage 
to the fiber, but the production is limited, and but 1000 
pounds or so a day can be ginned. 

For all other varieties, and they make up the largest 
amount of cotton, the saw gin is used. This was invented 
in 1792 by Eh Whitney. Whitney was a northern man 
teaching school in a cotton district in the South. The old 
method of ginning was a laborious task, as a man could clean 
but a pound of cotton a day. Whitney realized this diffi- 
culty and invented the gin, one of the greatest inventions 
in the history of the textile industry. Without this or a 
similar invention the cotton industry would never have 
grown to its present tremendous importance. The saw 
gin consists of a box or chamber, into which the cotton is 
fed, and one side of which is a grate of metal bars/Frora 
40 to 80 rapidly revolving notched saws catch fiie fiber 
and pull it from the seed through the grate, allowing the 
cleaned seeds to fall to the ground. The cotton fibers 
clinging to the teeth of the saws are removed by a rapidly 
revolving brush which, aided by a current of air, throws 
the cotton on the floor of the gin house. A gin of 60 saws 
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will gin ten bales, or 5000 pounds, a day. There are many 
movable gins at present, worked by steam, which are taken 
from place to place. One gin can handle all the cotton within 
a considerable radius, perhaps ten miles. 

The saw gin does much damage to the cotton, as the idea 
seems to be to gin as much cotton as possible rather than to 
gin the cotton as well as possible. The planters are un- 
willing to obtain sufficient machinery to do the ginning well, 
since it is in use but four months in the year and hes idle 
the rest of the time. The modem gin sucks t he seed cotton 
from the farm wagon, separates the lint from the seed and 
returns the baled cotton, with the seed separate, to the same 
wagon within an hour. 

Cotton seed as by-product. — Up to forty years ago the 
cotton seeds were considered as refuse and were not utilized 
except as fertilizer. They are now used in a variety of ways 
and are of great value, selling at present (year 1917) at 
860 a ton. The by-products are : 

1. Linters or down, which remains on the seed and is 
removed by a second ginning. This is used for poor 
grades of cotton cloth, cotton batting and waddii^, and 
in making explosives. In 1917 it is worth 10 to 20 cents a 
pound. 

2. Hulls, the outside portions of the Untless seeds. These 
are used in making paper, as a cattle food, and as fuel for 
producing power, the ashes being used afterwards as fer- 
tilizer. 

3. Inner seed or " meat," From this oil is extracted by 
pressure. After the oil is pressed out, the remaining portion 
is known as "cottonseed oil cake," and it is ground to make 
cottonseed meal. Cottonseed oil has become a very valuable 
product ; much of it is sold as salad oil, and it is also used 
in combination with other fats in making soaps and various 
cooking compounds. 
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Baling. — After the cotton is ginned, about two-thirds 
in weight remains as seed and one-third as cotton fiber. 
The cotton fiber, or Unt as it is called, is baled or ci 
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into as small a space as possible so that it may be readily 
shipped. This baUng is usuaUy done at the ginnery. The 
cotton is conveyed to a huge box, the bottom of which is 
the size of a bale, pressed into the box into as small a space 
as possible, covered with jute bagging and bound with sheet- 
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iron bands. The size of the American bale is iiBually 54 
inches X 27 inches X 27 inches. The quantity varies, 
but the average weight is 500 pounds, and 1500 pounds 
of seed cotton is necessary to produce it. For export the 
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cotton is rebaled by a machine called the Morse Lever 
Press. The cotton is subjected to a pressure of terrific 
force which reduces it in size, the covering and steel bands' 
being fastened about it before the pressure is removed. 

Cotton bales. — Much criticism has been made of the 
American cotton bale, as the bales usually reach their des- 
tinations with torn coverings, and the cotton fiber in bad 
condition. 
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The Egyptian bate is a square bale. A stouter covering is used, 
and the ootton reaches the merohant in much better condition. 

The Indian bale is considerably smaller than the American, is 
more closely compressed, and has a tie mnnii^ spirally around the 
bale. The weight is usually about 400 pounds,^^^ 

The oyUndrical or Bessonette bale is a new idea in baling. When 
it came out some years ago it was hailed by many as filling a long- 
felt want, but it has not been so universally accepted as was hoped, 
as the workers do not take kindly to change. In this bale a machine 
presses out the air and winds the cotton into a soUd roll in the same 
way that cotton batting is rolled. The bale is entirety covered with 
cloth and a sample attached to the outside. One reason for its slow 
acceptance may be the difficulty of packing a round bale for shipping. 

English spinners have complained that the cotton coming from 
America was in worse condition than tliat comii^ from any other 
place. In 1906 an effort was made to correct this, and the Lan- 
cashire Cotton Manufacturers Association sent a commission over to 
the United States to report on American methods of baling and 
shipping. This commission traveled extensively over the South 
and made recommendations to the cotton growers for improving 
the handling of cotton. Some of these suggestions have been acted 
upon with profit ; but the greatest amount of good has been brought 
about by the constant efforts of the agricultural collies, through 
Farmers' Institutes, and the publications of the United States De- 
partment of Agriculture. 

Marketing of cotton. — Grading of cotton. — All cotton 
is graded according to quality, so that the buyer may know 
what he is buying. Samples of cotton are carefully ex- 
amined for length of fiber, coarseness, color and luster, 
freedom from dead or unripe fibers, dirt, leaves or moisture. 
A certain amount of moisture, about 4 per cent, is allowed, 
but if there is more than that, the cotton brings less money. 
About 5 per cent of the total weight is also allowed for 
tares, i.e. coverings and dirt. 

/ There are set terras in ootton grading, based on the condition of 
standard middUi^ upland cotton. Better grades are listed above 
this and poorer below. There are nine distinct grades reeognizedi 



in all cotton marketa, nuteing from Fair to Middling, then to 
Ordinary. Fair is tlie highest gmde ; Ordinary, the lowest. 

Selling of coUon. — Cotton is sold either to cotton spin- 
ning mills, or to regular cotton merchants, by a local mer- 
chant who buys the cotton from the farmer. Sometimes 
it is not sold at once and these merchants have large stor- 
agjs houses where the cotton is held until shipped. A great 
deal of cotton is sold abroad. To facihtate trading in 
cotton, r^ular market places, called cotton exchanges, in 
which the buyers and sellers meet, have been established in 
the larger southern cities and in New York. Two sorts of 
sales are made in the cotton exchanges, " spot sales " and 
" futures." In a spot sale the cotton is delivered at once; 
and in a future the cotton is delivered at some future 
time. 

Liverpool, Bremen, Havre, New York, and Boston are the great 
ootton markets of the world. At each of these places are laige 
cotton exchanges, whose sole purpose is to promote commeroe in 
raw cotton. The prices made at these exchanges govern the cotton 
marketa everywhere else. New cotton is constantly coming into 
the market, American cottons at one time, Egyptian at another, 
while BraziUan and Indian cotton are shipped throughout the 
year. The greatest amount of cotton trading takes place at Liver- 
pool. The price of ootton (1917) ranges from 17 to 30 cents a,,.- 
pound. 

Manufacture of cotton. — Centers of manufacture. — The 
greater portion of cotton fabrics are manufactured in the 
United States, England, Germany, British India, Russia, 
Japan and France. In the United States this is mostly 
carried on in three regions : New England, the Middle 
States and the South. New England leads in manufac- 
turing the finer grades of cotton cloth, the Middle States 
in knit goods, and the South in coarser cotton materiab. 
|FaU River, Massachusetts, is the largest cotton manu- 
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facturiog town in the world, with over four million spindles 
and a product of 2000 miles of cotton cloth a day. 

The South has made remarkable progress in cotton manu- 
facture since the Civil War and many mills have sprung up 
along rivers and streams where power is accessible. Labor is 
cheaper there than in the North, labor laws are less strict 
and the cotton fields are near at hand, and it may happen 
that the South will some day lead in cotton manufacture. 

In Japan the factory production of cotton fabrics is un- 
important compared with the home production. In many 
of the homes cotton is woven both by hand and power, 
and enormous amounts of material 14 inches wide are 
produced and sold in bolts of twelve yards each. It is 
estimated that 100,000,000 bolts of this material are pro- 
duced every year. 

Treatment of cotton after reaching factory. — 1. Opening. — 
When the bales of cotton reach the factory, the first thing 
to be done is to break the bands and remove the covering. 
The cotton is in a tightly compressed mass and must be 
opened up and made to look as it did after the seeds were 
removed. The first machine to which it goes is known as 
the bale breaker. This takes the hard lumps of cotton, 
breaks them up into smaller pieces and sends them on to 
aliother machine, called an opener, which continues this 
breaking up process. One machine will open about 8000 
pounds of cotton in 24 hours. 

2. Mixing. — After the bales are broken, several processes 
follow closely. First several different bales of cotton are 
mixed together until a uniform grade is assured. The picker 
machine then takes the cotton in the loose form, beats out 
the sand and foreign matter, and sends it on in the form 
of a thin lap somewhat resembling cotton batting. If the 
cotton is very dirty, it is sent through machines known as 
scutching machines where it receives still more cleaning. 
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3. Carding. — The carding process is one of the most 
important. The hand cards of Colonial days are described 
and pictured in Chapter II. The same process goes on in 
the big carding machines of to-day. The cotton enters 
the machine as a soft lap about 39 inches wide. The ma- 
chine disentangles the fibers, cleans them and draws the 
lap into a thin layer, and then forms it in^ a Ught rope 
known as a shver. The shvers pass from the machine and 
are WDund spirally into a deep tin can. 

4. Combing. — For finer grades 6f cotton goods, includ- 
ing hosiery, thread, laces, knitted underwear and mer- 
cerized materials, the cotton is coTnbed. The comb removes 
all short fibers and straightens and makes parallel those 
which are of uniform length. It is an expensive operation 
and is only appUed to the better varieties of fiber, — Sea 
Island and Egyptian, which are used in the manufacture 
of high grade materials. There is much waste in combing, 
but the cotton waste thus combed out is used in making 
a cheap grade of material. 

5. Spinning, — From the combing machine the cotton 
sliver passes through several different machines which 
draw it out until it is finally ready for spinning. Spinning 
finishes up the process of drawing and gives the yam the 
required amount of twist. Two types of machines, the 
"mule" and the ring frame, are used. The finer yams 
are spun on the mule. (See Chapter II.) The ring frame is 
an American invention and counts below 60 are usually 
spun upon it. By " count " b meant the number given to 
yam of all fibers but silk to indicate its fineness. The size 
number in cotton yarns depends upon the number of yards 
of yam required to make a pound. In the United States 
the unit is 840 yards and Size 1 would have 840 yards to 
a pound. Yam Size 10 would have 8400 yards to a pound. 
In speaking of the quahty of raw cotton, the manufacturer 
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states what size yarn it will spin. Sea Island cotton, so 
it is claimed, can be made into yam as fine as 400, that is, 
a poimd would spin 336,000 yards. Cotton used as filling 
is spun into much finer yarn than if used as warg^-as the 
warp must always be stronger. 

Dr. Nystrom in his " Textiles " gives some interesting 
statistics concerning what can be manufactured from a 
pound of cotton. Any of the following can be produced : 
Ij yards of denim, 4 yards of sheeting, 6 yards of gingham, 
7 yards of calico, 10 yards of lawn, 25 handkerchiefs, or 
56 spools of No. 40 sewing cotton. 

6. Bleaching and Dyeing. — Cotton yam becomes a 
yellowish color during the process of preparation and it 
usually requires bleaching; this is done by chem icals. The 
dyeing is done, as a rule, in the yarn. For both bleaching 
and dyeing, the cotton is woUnd in hanks. Some fabrics 
are bleached in the piece. 

7. Weaving. — {See Chapter II.) About one-half of the 
labor cost of cotton production is represented by the weav- 
ing. Most of the standard cottons are plain weave and are 
woven on an ordinary power loom, but there are many 
novelty materials made on special looms or on the Jao- 
quard loom. 

8. Knitting. — A laige quantity of cotton yam is used 
in the manufacture of knit goods and sent to the knitting 
mills, where it undergoes a diffeiient treatment, (See 
Chapter III.) The knitting yarns are given special twists 
in spinning. 

Finishiiig processes. ~ The finish on many of the cotton 
fabrics on the market is produced chiefly by the method of 
treating the cloth after weaving. Various Slibstances, in- 
cluding starch, clay, mucilage, glycerin, wax and ammonia 
water, are used to bring about different results. A soft 
supple finish is given by glycerin, fats or oils, and waxes; a 
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firm full finish by the addition of starch, and by much press- 
ing; the gloss of percahnes, dress linings and cambric by 
treatment with mucilage, gums and ammonia water. To 
secure a high degree of luster the cloth is alternately calen- 
dered and mangled. The process of calendering consists 
in passing cloth through a machine having heavy rollers 
lor cylinders, sometimes heated, which are in close contact 
[with each other. Calendering flattens the fibers, removes 
inequalities, and gives a glaze to the surface. 
I The stiffness needed in Swisses, tarlatans and lawns is 
produced by mucil^e and gum. Cretonnes and canvas 
are weighted with clay to give a solid appearance. Much 
of this finish passes off in laundering, but the original ap- 
pearance is partly restored by starching and stiffenii^. 
Many of the finishii^ processes are expensive and greatly 
increase the cost. 

I lAsle finish. — Lisle finish is given to yams to be used in 

I the manufacture of hosiery and underwear. Combed, long- 
stapled Sea Island or Egyptian cotton is used for the best 
grades. The yarn is rapidly and repeatedly run through 
gas flames until the projecting fiber ends are thoroughly 
singed off and a smooth glossy thread is produced. Some- 
times the finished fabric is treated with a weak solution of 
sulphuric or hydrochloric acid, and then dried and later 

" immersed in an alkaline bath. 

MercerizaHon. — An important process is raercerization, 

_in which the cotton is treated with strong caustic alkalies 
which cause the fiber to contract, gain in strength, and 
acquire a resemblance to silk. This process was discovered 
about 1850 by John Mercer, but had little commercial 
V£Jue until about 1880. Since then the process hss become 
very important, and in 1889 a patent was taken out by 
Lowe for a new method which brings out the luster without 
the great shrinkf^e of the older process. Several improve- 
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ments have been made, but the process remains essentially 
the same, and consists in immersing the cotton yarn or piece, 
under tension, in strong cold caustic soda or potash solu- 
tions, and then washing it. The best quahty of cotton, 
Sea Island or Egyptian, is used and the fiber is generally 
combed and " gassed," i.e. singed in a gas flame, to remove 
ends and make it more silky. Cotton may be made to appear 
mercerized by giving it the Schreiner finish. This appear- 
ance is produced by passing the cotton under engraved 
calenders, with pressure. This wears off when materials are 
laundered. 

Printing of cotton. — The designs on cotton goods are 
frequently printed on the cloth instead of being woven 
in. (See Chapter II.) There are several methods of print- 
ing: 

1. By resist, which consists in printing the pattern on 
the cloth with chemicals in such a way that the pattern will 
not be affected when the cloth is placed in the dye. 

2. By discharge, in which the fabric is dyed and the pat- 
tern printed upon it later and then treated in such a way 
that the color in the design is removed. 

3. By the direct method. Direct printing or cahco 
printing, as it is sometimes called, was formerly done by 
wooden blocks on which the designs were traced in copper 
bordered strips of felt ; just as the" impression of a rubber 
stamp is made on paper. It is now done by means of copper 
cylinders on which the patterns are etched or ei^aved, 
there being a cylinder for each color in the des^n. These 
revolve against flat rollers which are in contact with the 
color troughs. Any excess of color received by the cylinder 
is removed with a knife. 

The deeign ia prepared by two difTereot prooesses. In one 
method the die is cut out of soft steel which is hardened and then 
pressed against soft steel to make another die with the reverse of 
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the pattffln. These dies reproduce the pattern along the length 
of the copper cylinder. The other method of preparing the design 
is hj the pantagraph. A copper roller is thinly coated with wax 
and placed in the pantagraph. The operator places the design 
before him and with a steel point goes over every line and figure 
of one color in the design. This steel point is connected with a 
lever moving twenty similar points in contact with the waxed buiv 
face of the roller. The lines of the design Bin thus reproduced in the 
w&s on the roller, as the wax is scraped off wherever the points touch 
the copper. When the entire area of one color in wax has been 
scraped off the surface of the cylinder in this manner it is placed 
in an acid bath which eata away the copper wherever it is exposed, 
and after the remaining wax is removed, the design remains etched 
OD the surface of the cylinder. This process is repeated with as 
many rollsrs as there are colors in the pattern. All the rollers 
are of exactly the same size and are so adjusted in the printing 
machine that each color is placed on the cloth at the exact points 
ahown on the design. Eight different colors can be printed at one 
time and varied so that twelve or thirteen distinct shades may be 
secured. When the warp yarns are printed before the fabric is 
woven, an effect of an indistinct design is produced. 

Imitations of silk, wool and linen. — Many cotton fabrics 
are made to imitate either silk, wool or linen. The silk 
effects are lai^ly secured through mercerization. Cotton 
sateen is made to look like silk partly through the weave, 
by treatment with glycerin, and by much calendering. By 
using silk patterns with mercerized cotton yam, the cotton 
pongees are made. Velvets, velours and corduroys are 
woven in a special way to give the nap. (See Chapter 
n.) They undergo elaborate finishing processes, are 
brushed, shorn, brushed again, singed and brushed. In 
cheap velveteens the colors are put on the surface in a stain 
and frequently wear off. They are finally finished by waxing 
the pile surface side and giving it a tinal brushing. 

Cotton is made to look like wool in various ways : 

1. By using special methods in preparing the yarn. 

2. By using wool or worsted patterns in weaviogt- i , 
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3. By fihemical treatment in which the yam is made to 
look like wool. 

4. By treating the cotton in such a way that the dye used 
for wool will act upon it. 

5. By finishit^ and calendering with rollers covered with 
cloth which comb up a nap, or by passing the cloth through 
a shearer which produces the nap. Outing flannel, pile 
goods and blankets are passed several times over cylinders 
covered with wire teeth which comb the fiber. 

Cotton is made to look like linen by the use of dressing 
which gives it body, and by pressing and beetUng (see Chapter 
V) which produces the appearance of shiny long smooth fibers 
of flax. In towels and cotton damask the yarn is spun 
with small knots in it at irregular intervals; the designs in 
weaving are the same as those used for buck toweling and 
damask, and the dressing is the same as for linen. Unfortu- 
nately, after laundering, the cotton towel or napkin loses 
the appearance of linen and becomes fuzzy and lusterless. 

A great deal of cotton is used in combination with wool, 
silk and flax; sometimes the two different flbers are spun 
together, but more often the cotton is used as either warp 
or filling. 

Pinisbed products. — Yard goods. — The greatest amount 
of cotton is doubtless manufactured into yard goods, and 
under yard goods may be classified : 

1. Underwear Materials. — All materials used for under- 
wear, including cambric, long cloth, nainsook, etc. Such 
materials should be soft, launder easily and wear well. 
For general hard wear, long cloth and Berkeley cambric give 
excellent service. Nainsook is one of the most satis- 
factory materials for making hght, thin garments. Cotton 
crgpe is an inexpensive material, and is very practical for 
underwear, as it needs no ironing. Poplin, chambray and 
piqu4 are often used for petticoats as well as for dresses. 
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Outing flannel and flannelette are used a great deal for 
nightdresses and pajamas. The tahle of cotton goods on 
pages 92 to 99 should be consulted for other important facts 
concerning yard goods. 

2. Dress Goods. — Cotton dress goods are classified as : 

(a) Thin materials, including dimities, lawns, or- 
gandies, voile, mull, etc., used for light summer dresses, 
baby clothes, etc, 

(b) Shghtly heavier materials, including gingham, 
madras, percale, used for serviceable dresses and shirt 
waists. 

(c) Heavy materials, including poplin, galatea, Indian- 
head muslin, kindergarten cloth, piqu^, used for middy 
blouses and skirts, children's rompers, etc. 

(d) Linings, percahne, sateen and some mercerized 



(e) Materials made to imitate wool, cotton serge, 

flannelette, corduroy, which are used a great deal in 

place of wool for children's school dresses when the 

price of wool is prohibitive. 

3. Domestics. — Household furnishings, such as cretonne, 

chintz, sheeting, toweling, curtain material. 

Ready-made articles. — Formerly all clothing and bed 
linens were purchased by the yard and made either in the 
home or by a seamstress. In late years all this has been 
changed, and it is possible to purchase all varieties of wear- 
ing apparel ready made, and also such things as sheets, 
pillow sUps and kitchen towels. In some cases it is economy 
to purchase them in this way. 

The following table gives the relative cost and sizes of 
some of these. In selling sheets, the price quoted for cotton 
sheets refers to single sheets, while in linen sheets the price 
quoted is for a pair. The prices quoted in this table are 
averse prices for good quality in normal times. 
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Cotton "Bed Linen" 



A»ncL« 


Sia 


ATBRiOt Cost 


Counterpanes . . . 


Single -Three 
and double 


quarters 




Honeycomb or 


Single — Three 


quarters 


S 1.60t««3.25 


Crochet . . . 


and double 




per yard 


Crinkled Dimity 


Single — Three 
and double 


quarters 


1.35 up 


Imported .... 


Single — Three 
and double 


quart«rs 


3.50 up 


Satin Marseilles . 


Single — Three 
and double 


quarters 


3.25 up 


Comfortables, cotton 








filled .... 






2.00 up 


PiUow slips . . . . 


42"X36" 




.20 up 




«"x38,"(»rir) 


.29 up 




50"X38r 




.32 




54"X38r' 




.34 


PiUow tubing . . . 


for regular size pillows 


.27 


Sheeta 


Single 54"X90" 




.70 to 1.30 




Single 63"X99' 




1.12 to 2.00 




Three-fourths 7* 


'■X99" 


1.22 to 2.50 




Large 90"X99" 




1.60 to 3.45 


Towels 


Medium size 22 


X40" 


1.50 doz. up 




1S"X36" 




2.50 doz. up 




27"Xe3" 




24.00 doB. 



Knitted goods. — Cotton knitted goods consist chiefly 
of underwear, hosiery and gloves: Mercerized cotton 
sweaters and sweaters made of cotton imitating wool are 
manufactured. 

1. Underwear. — A large proportion of knit underwear 
is of the ribbed variety (see Chapter III, Knitting), and is 
as a rule stronger than plain, and more valuable because of 
its tendency to conform to the shape and the motions of the 
body. A new top, called Band or French top, for the neck 
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and sleeves of underwear, consisting of a knitted band in- 
stead of a crochet edge, has been found to wear better than 
the older type. Underwear can be purchased in single 
garments or in one-piece suits. Undervests made of a 
poor quality of cotton are on the market for 10 cents each, 
but an average price (year 1917) for good quality is about 
40 cents. Combinations or union suits sell from 75 cents 
up with a good quality at about $1.25. Fine mercerized 
garments made of the best Sea Island cotton cost about 
$2. Fleece-lined cotton garments are made as a substitute 
for wool and cost from $1 to $2. 

2. Hosiery. — Hosiery is known as cut goods, seamless, 
or Sull fashioned. Cut goods are the cheapest and are knitted 
upon a circular knitting machine which produces a long roll 
of fabric. This is cut into piec^ of the length of the stock- 
ing, which are then cut again and sewed to fit the leg or 
are shrunk into shape. Heel and toe are then added and 
in some cases a ribbed top, and the stocking is scoured, 
dyed and shaped. The heavy seam is objectionable. They 
are made in all sizes for men, women and children, are 
the cheapest grade of stocking on the market and can be 
purchased for 10 cents a pair. 

Seamless hose are made by a specially constructed ma- 
chine upon which the entire stocking is made and the toe 
piece joined to it by a special attachment. They are made 
in a great many different qualities and include most of the 
cheap holeproof guaranteed stockings. The chief objection 
is a looseness around the ankle, as the upper part of the 
leg and the ankle are made the same size. A good quality 
of seamless hose may be purchased for 25 cents a pair. 

Full fashioned hose are best, as they conform to the pro- 
portions of the leg and foot. They are made on expensive 
knitting machines which knit the stocking in a flat piece, 
dropping the correct number of stitches to narrow toward the 
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ankle and shape the heel and the toe. They are made in 
UbIc or plain cotton and cost from 35 cents to 86 cents ac- 
cording to quality. 

3. Gloves. — The manufacture of cotton gloves is a 
branch of the hosiery industry. The fabric is knitted in 
flat pieces and then sewed together to form the glove. Of 
recent years a washable cotton glove made to imitate kid 
and selling for from SO to 75 cents per pair has been much 
used. 

Laces. — All lace may be grouped under three heads : 
Needle-point, pillow lace and machine-made lace. 

1, Needle-point. — This is handmade or real lace, made 
with a needle. The pattern is first drawn upon a piece 
of parchment which is then sewed to two pieces of linen. 
Threads forming a skeleton pattern are laid upon the 
parchment and fastened to it by stitches. The pattern ia 
then filled in with buttonhole stitching, and between these 
various parts are worked ties called " brides " which unite 
them and reproduce the pattern. A knife is passed between 
the two pieces of linen at the back of the parchment, cutting 
the stitches which have held the framework tc^ether and 
releasing the lace. 

2. Pillow Lace. — Handmade lace made with bobbins 
upon a pillow is known as pillow lace. It is made by a 
method somewhat like weaving in which threads are twisted 
and plaited to follow the pattern. The pattern is first 
pricked on paper or parchment and the paper fastened to 
a pillow or cushion which varies in shape in different coun- 
tries. 

Each thread is wound upon a bobbin and the bobbins 
are interwoven about pins placed in the pillow in the shape 
of the pattern. As a certain motif is finished the pins are 
removed and placed farther ahead in the pattern, and the 
process repeated. The distinction between the two vane- 
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ties of handmade lace is the use of the needle and button- 
hole stitch in the needle-point and the interweaving of the 
threads by bobbins in the pillow lace. Before the present 
war the chief sources of handmade lace were France, Bel- 
giiun, Ireland and England. It is one of the oldest of tex- 
tile industries, and exquisite examples of old lace may be 
found in milseums. Belgium produced more lace than 
France in 1900. The pattern which is principally made 
there is Point de Gaze. Ireland produces great quanti- 
ties of Irish crochet lace made with a crochet needle. Real 
baby Irish lace may be told by little picots or loops through- 
out the pattern. 

3, Machine-made Lace. — Machine-made lace imitates 
both needle-point and pillow lace. The greatest quantity 
of lace nowadays is made by machinery and comes from 
England, France and Germany, The application of the 
Jacquard apparatus (see chapter on Weaving) to lace 
machines has enabled the manufacturers to produce all 
kinds of patterns in imitation of handmade lace. 

Wonderful results have been achieved by a patent cir- 
cular lace machine in Nottingham, England, the produc- 
tions of which can scarcely be distinguished from handmade 
pillow lace of the same style. France has also manufac- 
tured a great deal of machine-made lace. A large amount 
of very good lace is made in Zion City, Illinois. 



CoMUOK Laceb 

Cluny. — A coarse thrend bobbin lac© used (or underwear aad 
dreas trimmii^. It has a square net bacl^ound, aad is a plaited 
laoe made in both Linen and cotton. 

Filet. — Lace made with a square mesh, usually linen. 

Footing. — An insertion of plain Brussels net, from one to three 
ioches in width. Used as trimmings. 

Galloon. — A lace insertion with a actllop edge woven on each 
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Fig. 44, — SouE Standabd Laces. 

ude, Bometimes made in irregular or zigzag form. Used as banding 
on dressea. 

Honiton. — An English bobbin lace first made in Honiton, Devon- 
sjiire. Made also as a machine-made narrow braid that may be 
made into lace. 
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Maltese. — Coarse pillow Iftoe. Patterns are formed of plaiting 
or cloth stitch. Has no deflnite mesh.. Uaed for dresses. 

Point de Paris. — Originally a narrow pillow laoe but now ap- 
plied to niaohine-niade cotton laces of simple pattern and inferior 
qnaUty ; the net is hexagonal in form. 

Torehon, — ■ Bobbin laee made of loosely twisted thread in simple 
patterns. Made in narrow widths in cotton and linen. Used f<n' 
underwear. Has excellent wearing quality. 

Valenciennes. — ■ Usually spoken of aa Val. Cheap cotton 
bobbin lace, made into narrow edgings, insertions and headings, 
aad used for underwear and dresses. Known as French Val where 
the mesii is diamond shape and German Val where the mesh is 
round. German Val when made of strong thread wears excellently. 

Embroideries. — Embroideries are usually classified ac- 
cording to the type of cloth upon which the embroidering 
is done, as cambric, nainsook, batiste, Swiss or voile. The 
background of the embroidery should be similar to the 
garment upon which it is to be used. Handmade em- 
broideries are very expensive, but a hand-finished em- 
broidery may be purchased the edges of which are finished 
by hand and which is less expensive. 

The best embroideries are made in St. Gall, Switzerland, 
and very good ones are made in Plauen, Germany. The 
latter are stronger and give excellent service. Many fine 
embroideries are made by the nuns in France. They are 
made on a hand loom and come in four and one-half yard 
strips. This French embroidery is of a bluish tint and is 
called Madeira. American factories are imitating it now and 
it is difficult to distinguish the imitation from the hand work. 
Handmade embroidery presents the same appearance on 
both sides. A cheaper quality of embroidery made on a 
machine is called the Schiffle and the sides are not alike. 
The SchifHe machine has been much improved in recent 
years, and a very good quality of embroidery is now made 
ui>OD it. Embroidery is sold as embroidery flouncing, 
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edging, insertion, beading and entre deux. Entre deux is 
a narrow beading used to join the seams of lingerie and 
children's garments. A good embroidery should have a 
solid, firm edge. Solid embroidery showing no holes is 
often called blind embroidery. 

Thread and notiims. — A large amount of cotton is manu- 
factured into spool cotton, crochet, embroidery and darnii^ 
cotton and into the various dress findings found at the notion 
counters. Cotton thread is made by twisting several cotton 
yarns of the very best cotton fiber together to form a stronger 
thread. Two yarns are twisted together, then three of 
these doubled yarns are twisted again to make the thread 
commonly called six-cord spool thread. The size of the 
thread is controlled in the twisting process. The thread 
is wound into hanks ready for bleaching and dyeing. After 
bleaching, the thread is wound on bobbins, is sized or gassed 
and then wound on spools. The dyeing is done while the 
thread is in the skein. 

The original basis of sizes of sewing thread was formed 
when it was spun and twisted into three-cord for hand 
sewing. When three strands of No. 40 yams (^;e^e twisted 
together, the size of the thread was called No. 40 in spite of 
the fact that it was three times as lai^e as No. 40 yam. 
All other sizes were likewise determined. With the advent 
of the sewing machine and the need for a smoother, stronger 
cotton, six-cord cotton was made ; the numbers were not 
changed but the yams used were twice as fine, leaving the 
actual size of the thread the same as when only three strands 
were used. No. 40 thread, when three-cord, is made of 
No. 40 cotton yam, but No. 40 six-cord ia made of six threads 
of No. 80 yarn. This is true of all thread made in American 
mills. 

L)3l.z.lluG00glC 
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The fallowing table lists the articles in common use with approx- 



imate prices. 

Thread 

Cotton 

Cotton 

Cotton 

Tape 

Bias aeam binding 

Mercerized 

Belting 



sewing • 

crochet 

darning 

embroidery 

twilled 

lawn or cambric 

skirt braid 



5 cents a spool 
12 cents a ball 
5 cents a ball 

2 skeins for 5 cents 

3 to 5 cents a piece 
12 to 15 cents a piece 
15 cents a piece 



2 to 4 inches wide 8 to 15 cents a yard 



QUESTIONS 

1. What are the important varieties of cotton? 

2. Name several cotton products made from Sea Island cotton. 

3. Why would Sea Island cottoa be used for mercerized stook- 
ings and upland cotton for gingham aprons? 

4. Outline the growth of cotton from the planting to manufac- 
ture. 

5. Of what value was the invention of the cotton gin? 

6. Compare the two types of cotton gins. 

7. How important a part does a cotton exchange play in the 
industrial world? 

8. What are the important processes in the manufacture of 
cotton? 

9. Of what value commercially was the discovery of the mer- 
cerizing process? 

10. To what extent is cotton used to imitate other fibers? 

11. What is the distinction between real lace and the ordinary 
lace in general use? 

12. a. Tell the names of the cotton fabrics from which the 
cotton garments you are wearing are made. 

b. Name ID cotton materials in common use. Give width, use 
and price per yard. 

Questions and Problems for Further Study 

1. To what extent are the ideas worked out by Eli Whitney still 
followed in the cotton gin of to-day? 

2. Outline fully all the products made from the cotton seed, and 
state their lisea. 
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3. What different maehinea have been tried for the picking of 
cotton, and bow sucoesaful have they been ? 

4. Make a comparison of the treatment during manufacture of 
B. knitted cotton garment and a woven one. 

5. How would a knowledge of textiles aid a girl selling neckwear ? 
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NtMl 

"^^B^JIPTE . . . 

""'^OBINET . . . 

BRTTSSELe Net . 

BONJINO . . . 

; ^ Calico . . . 

-jJ C ambr ic . . . 

; Canton Flannel 

' Chaubdat . . 

Cheesecloth 

" — ^ Chintz . . . 

CoiiDnROT . . 

Cretonne . . 

Crinoline . . 



29^1.25 

25^ up 

76,i 
85*-$1.75 

25^ 

10^25* 



361^75* 

121,t-l« 
25)(-35)! 



m^ 


Wbavb 


38"-44" 


Plain 


27"-45" 


Pattern 


45" 
50"-3 yd. 




19"-27" 


Double weave 


27" 


Plain 


25" 


Plain 


36" 


Plain 


27"-36" 


Twill 


30" 


Plain 


36" 


Plain 


27"-36" 


Plain 


31"-40" 


Pile 


15" 


Plain, twiU 


30" 


Plain 


36"-.'KI" 


Pbin, twill 


27" 


Fla'n 



CaARACTBB 


Ube 


W=A«H« 








Sheer, fine, light cloth. Made from fine 


Waists' and chil- 


Good 


yam. Many qualities. White and 


dren's clothes 




some colore 








Diapera 


Excellent 


bird's-eye; Uke diaper 








Curtains 


Good 


Open weave net with round mesh 


Waists, neck- 


ExceUent 


White 


wear 




Coarse-woven material heavily aised 


Hat frames 


Good 


very stiff 






Soft, fight plain cloth, loose weave 


Flags, decora- 


Fau'* 


Made in solid colors and white 


Dresaei, aprons 




Printed cotton eloth. Pattern on one 


Good 


side. In England name tor cotton 




First made in Calcutta, India 






Fine fabric with glazed smooth surface 


Underwear 


Excellent 


Lonsdale and Berkeley cambric good 






varieties. Berkeley 100 good for 






underwear 






Heavy material, nap on one side 


Underwear, lin- 


ExceUent 


Bleached and white 


ings ' 




Fine gingham, plain colored warp 


Dresses, aprons 


Excellent 








Thin, hght weight, like bunting; no 


Curtains, dust- 


Fair 


siiing. White and colors 


cloths, wrap- 
ping cheese 




Printed fabric, large flowered design in 


Curtains and 


Good 


colore 


draperies 




Heavy ribbed material with pile. White 


Skirts, curtains 


Excellent but 


and colore 


dresses 


pile mats 
down 


Rough, coarsely woven material. White 


Towels 


Fair 


and unbleached 






Thin material with crinkled surface 


UndenCear, 


Good 


White, plain colors and Howered 


dresses 




Does not need ironing 








Curtains, up- 


Excellent 


patterns printed one side 


holstery 




Stiff, sized cotton cloth, loosely woven 


Linings, etiffen- 


Loses stiffness 


White, gray, black 


ings. 
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N^. 


Pbicb 


W.PTH 


W.AVB 


Damask (Cotton) . . . 


48^98^ 


64"-70" 


Pattern 


I^" 


25t-3bi 


36" 


TwiU, pattern 


DiAPEB — See Bird's-bte 

DlfflTT 


I2J,!-35(! 


27" 


Corded, plain 


Dotted Swiss .... 


20(i-25(i 


36" 


Lappet 


Drillino 


17(1-25* 


30" 


TwiU 


Dock 

Eiderdown 


18^25* 
69^$I,19 


27"-36" 
36" 


Plain 
Knitted, pUe 


Flannelditb .... 


25i 


30" 


Plain 


Flaxon 


25,^50(i 


32"-40" 


Plain, corded 


Gabardine . . . . . 


50M1.25 


36" 


TwiU 


Galatea 


30,1 


27"-30" 


TwiU 


GmOHAM 


lOMOi! 


27"-36" 


Plain 


Hire K ABACK 


25i-50i 


18"-27" 


Pattern 


Indian Head .... 
Jean 


29*-35* 
22* 


36"-44" 
36" 


Plain 
TwiU 


Khaki 


30^75* 


27" 


TwiU 
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Pattern fabric, imitation of linea. White Table linen Good but s( 

gets fuzzy 
Heavy material, twill face and plain Curtains, up- Ebicellent 
back , Plain colors, sometimes s^pes hoLitery 
or checks 
Corded surface, thin material repre- Dresses, apron 
senting bars or stripes. White and waists, cur- 
flowered tains 
Thin material woveo with small dots. Dresses, cur- Good 

White tains 

Strong, firmly woven white cloth Middies, men's Excellent 

night shirts 
Heavy coarse material like canvas. White Skirts, middies 
Thick, soft fabric with knitted founda- Infanta' coats, 
tion and suri'ace, with thick woolly bathrobes 
nap- Plain colors and patterns 
Soft narrow flannel like outing flannel. Kimonos, dress- Good 
Slight nap. Colors printed on plain ing a^k) 
surface 
Materia] much like dimity made to Waists, aprons Good 

imitate Unen. White 
Heavy cotton material like whipcord. Dresses, skirts ExceUent 

White and plain colors 
Heavy material like driUing. White Children's Excellent 

and plain colors 

Universally used fabric. Plain, and Dresses Excellent 

plaids! and stripes 

Toweling woven with honeycomb face Towels Good but not 

called "buck." Imitation of linen equal I 

Heavy white fabric like duck Skirts, middies Excellent 

Heavy twiUed cloth like drilling. White Corsets, men's Excellent 

and some colors clothing 

Cloth dyed yellowish tan ; made un- Uniforms, camp Excellent 

shrinkable ; finished for hard wear fire costumes 

and used for miUtary uniforms. East 

Indian word meaning clay color. 

Waterproof 
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V 



LoNa Cloth 
Madras . . 



25*-50(f 

10^50 (i 

15^30)! 






35*-50f! 



Obqandie 

OUTINQ Fl^NNBI 

^ Percale . . 

NflClOB . . . 
PlLiOW TnBINO . 

Ratine . . 



25)l-$1.25 



25^75* 
25M5)( 
35^50^ 



36", 40", 
42", 45" 
27"-36" 



MATERIAI^ — Con(. 



Firm, plain, colored material 

Soft, smooth-finished, startled sheer 

fabric. White and colored, 

times called India Linon 
Soft, fiaished, bleached muslin. Usually 

sold in 12 yd. pieces 
Usually striped or in small patterns. 

First made in Madras, India 
Sheer, light, open weave material 
Fine white material like nainsook. 

Slight luster 
Thin, soft material, sometimes starched. 

White and colored silk mull — cottcn 

warp and silk filling 
Firmly woven, white and unbleached. 

Wamsutta, Lonsdale, Pride of the 

West, Alpine Rose, Fruit of the Loom 

all good 
Soft, finished material made in many 

grades 
Fine, translucent muslin, plai 

flowered 

Soft, thick material brushed to look like 

flannel. Nap both aides. Plain and 

striped or checked 
Close, firm-woven cambric, dull finished. 

Printed pattern 
Piece-dyed, fine liKht^weight material, 

glased or moirfed. All colors 
Heavy fabric having raised surface of 

lateral cords. White 
Casing of muslin woven in a seamless 

Fine cord across cloth, fine warp thread, 
heavier filling. White and colored 

Fabric with small tufts on surface. 
White and colored 



dresses 
Aprons, dresses Good 



Infants' dresses, 

underwear 
Dresses 



UnJ^rw 



Underwear, chil- 


Good 


dren's clothes 






Good, but 




washes 




poorly 


Nightgowns, 


Excellent 


pajamas 




Dresses, aprons 


Excellent 


Linings - 


Fjccellent 


Skirts, dresses 


Excellent 


infants' coats 




PUIOWB 


Excellent 


Dresses, waists 


Excellent 






Skirts, curtains 


Good 



J 
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Nami 


P«c. 


WlOTH 


Wb*v. 


J>s.r.« 


30^76^ 


27"-36" 


Satin, twill 


Shebtino 

^iScEIM 


59M5* 

25tr-S0i: 


i.i-^.^yd 


Plain 
Plain 


Seersdckbb 


2bi 


30" 


Plain 


S'l-EWA 


15,fup 


■ 27" 


TwiU 


SlLKAUNB 


18^ 


36" 


Plain 


Surgeon's Gauzb — See 

Chebsbcloth. 
Swias MttsuN .... 


351^-75^ 


30" 


Plain 


T— 


16^ 


53" 


Plain 


Tjpuxa 


39M5tf 


32" 


TwiU 


7*WTnBKI8B TOWILINQ . . 


25* 


20"-36" 


Terry 


^,,,-Vblveteen 


76M1-50 


27"-36" 


Pile 


Veiling 

Vblocr 


25MI.50 
75(iup 


18" up 
36"-13" 


PUe 


-^" 


25^85* 


36"-48" 


Plain 



Note. — Standard materials are described in these taMes, with the 
tion. Poorer grades will show poorer wearing qualities. The 
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Smooth, lustrous aurf ace ; glossy, soft to 

touch. Back shows twill 
Muslii) woven wide to use for bed 
Open-meah strong material, heavy 

thread. Bleached and unbleached 

Woven in stripes, alternate atnpes 

crinkled or cr6ped 
Smooth'finished, fine, light-weight 

goods, plain colors 
Soft glazed cotton, printed on 

face, like silk 



Household fur- 
nishings. 

Rompers, 

dresses 
Linings 

Curtains 



Fine sheer muslin, sometimes em- 
broidered 

Thin sized cloth of netlike weave, 
slightly stiffened. Colors. Like 
mosquito netting 

Heavy twilled material in stripes 

Heavy-weight rough material woven 

with loops on both sides 
Velvet woven entirely from cotton 

Open tissue, made in many varieties 
Material with soft nap on one side. All 

Semi-transparent fabric, hght in weight 



wearing; quality that attaches to a good grade of the fabric ii 
prices quoted were current in 1917. 



Blouses, 

dresses 
Drapery 



Pillows, 

mattresses 
Towels 

Trinuninga, 

coate, dresses 
VeiU 
Upholstery, 



Walats, dresses 



Ekcelleut 

Excellent 
Excellent 
Good 

Good 
Fair 

Excellent 
Excellent 

Good 
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CHAPTER V 

FLAX 

History uid antiquity of lioen 
Cultivation 

The plant 
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History and antiquity of linen. — 'Flax Has Veen" cul- 
tivated for over four thousand years, and linen, the manu- 
factured product of flax, has probably been used as a tex- 
tile material longer than any other 
fiber. Drawings of the ancient Egyp- 
tians Bhow processes of epinning and ^>^ 

weaving flax, and linen materials of 
fine quality have been found wrapped 
about mummies. In the Bible we 
read that Pharaoh clothed Joseph in 
" vestures of fine linen," Linen was 
probably first manufactured by the 
Egyptians and reached the rest of the 
world through the Phoenicians. In 
Ireland in the year 500 a.d, the people 
owned fine linen, and in the eleventh 
century linen was woven there. Since 
the Industrial Revolution and the in- 
vention of the cotton gin, cotton has 
replaced linen in many of its uses ; but 
it can never be as valuable because of 
the strength, luster and beauty of 
linen. 

Cultivation. — The plant. ~ The flax 
plant probably came originally from 
Egypt and can be made to grow in 
nearly all countries and all climates. 
The plant is an annual and has a 
straight, slender stalk. It grows from 
20 to 30 inches in height and has 
numerous small flowers of a bluish 
color. The seeds are small brown 
seeds, flat and smooth. The flax fiber 
(see Chapter I) consists of a few fine 
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hairlike thread running up and down through the center of 
the stalk of the plant. It is much stronger than cotton, but 
is more easily injured by chemicals. When the seeds are 
planted far apart the plant branches out near the ground, 
and more seeds are produced. When grown for fiber, the 
seed is sown thickly in order that tall, slender stems free 
from branches may be secured. 

Soil. — The soil should be carefully chosen and the 
ground well cultivated in order to produce the best fiber. 
A good, deep, well-plowed soil is necessary, and a moist cli- 
mate is desirable. Flax cannot be grown for many years in 
succession on the same soil to good advantage but should 
be rotated with other crops. This rotation of crops is 
practiced in Belgium but not to the same extent in this 
country. The seeds are sown broadcast in March or April. 

Weeding. — When the plants are two or three inches 
high they should be very carefully weeded by hand. In 
Europe this is done usually by women and children, who 
go over the fields on their hands and knees. No partic- 
ular care is needed after weeding until the harvesting in 
July or August, when the plants are pulled up by the 
roots. 

PvUtTig. — Flax is in the best state for fiber when the 
leaves and stem of the lower part turn yellow and the seed 
pods begin to ripen. All the plant, including the roots, 
must be pulled up by hand because if cut 

(1) several inches of every fiber are wasted; 

(2) the sap of the fiber runs out and the quality of the 
flax is inferior ; 

(3) a blunt end results instead of the natural taper of 
the fiber, and this prevents its use in fine fabrics. 

Pulling by hand is a tedious and expensive process but as 
yet no satisfactory flax pulling machine has been invented. 
The stalks are then allowed to dry for about ten days either 
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hanging in bunches on fences or racks, or piled in stacks, 
or by an artificial process such as kiln drying. 

ProcesBes of separating fiber. — Rippling. — ■ After the 
stems are thoroughly dried, the seeds and leaves are re- 
moved by ripphng. This was formerly done by hand, and 
consists in drawing the bundles of flax across rakes or boards 
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filled with spikes which pull off the seed pods and leaves. 
At present, the flax bundles are held up against revolving 
cylinders which crush off the superfluous matter. After 
rippling, the stalks are tied up in bundles and are ready for 
retting or for storage. The flax is now spoken of as flax 
straw. 

Retting. — One of the most important processes in the 
preparation of flax is the retting or rotting of the outer stalk 
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of the flax straw so that the inner fiber may be easily removed. 
If this process is successfully performed, the color, strength 
and luster of the fiber are unimpaired. The straw is treated 
so that, through the presence of bacteria, fermentation sets 
in, separating the bark and woody pith from the fiber. The 
adhesive matter holding the flax together is called oecto se. 
and during the retting this is changed to soluble pectin and 
insoluble pectic acid, both of which are washed away. 

There are four methods by which this process may be 
performed. 

L Dew Retting. — In dew retting the flax is spread in 
rows over a wet meadow and allowed to remain under the 
action of the dew and sun for several weeks. During that 
time decay sets in, and the fiber may be easily removed. 
This is the method used in Russia and it produces a flax 
of a gray color, darker than flax produced by other methods. 

2. Pool Retting. -^ In pool retting the bundles of flax 
are immersed in pools of stagnant water for about 10 days. 
There is danger of overretting by this process, as an excess 
of organic matter hastens fermentation. Overretting causes 
the fibers to be brittle and weak. Pool retting is the method 
used in Ireland, and it produces a flax of a bluish gray color. 

3. Stream Retting. — This method is similar to pool 
retting except that the fiax is soaked in streams of running 
water. The famous Courtrai flax of Belgium is retted in 
this way in the waters of the river Lys. The flax is placed 
in open crates of wood, with burlap around the sides to keep 
the dirt out. The crates are covered with straw and then 
weighted down with stones and sod until they are about 
six inches below the surface. For fine fiber the flax is^ 
sometimes taken out after five days, dried for half a day, 
and put back for further retting. About two weeks is 
needed for this method. The water of the river Lys seems 
to be especially adapted for retting, and the flax is remark- 
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able for color, strength and fineness. Flax straw is sent 
to Belgium from other countries for retting. 

4. Chemical. — Many experiments have been made in 
an endeavor to shorten, by the use of special apparatus 
and chemicals, the time and labor required for retting. 
Oxalic acid and caustic soda have been added to warm water 
and the process shortened to about 60 hours, but the re- 
sults have not been satisfactory enough to warrant the 
flax growers investing in the necessary machinery. Chem- 
icab weaken the fiber and mjurc the color and thus detract 
from the value of the product. 

Further cleaning processeE. — Breaking and scutching. — 
After retting, the bundles of flax are set up or spread out 
in the fields until thoroughly dry and then run through a 
machine called a breaker. The process of breaking was 
formerly, and in some places ia yet, done by a flax brake. 
A series of long bars or slats on a stand have a beater at 
one end which is brought down again and again on a sheaf 
of flax placed across the bars. This breaks the woody part 
in pieces, which drop below, leaving the fiber on the bars. 
At the present time the result is obtained by using ma^ 
chinery with fluted rollers. The scutching is a further 
cleaning process carried on by a machine with wooden kniv^ 
or beaters which beat the broken wood and pulp portions 
out of the fibers and leave them fairly free from impurities. 

Hackling. — Hackling is a combing process performed 
either by hand or machine. The process consists in drawing 
a handful of scutched flax fibers several times through a 
Bet of upright teeth. In this way the short fibers or tow 
are combed out and the long fibers or line remain in the 
hackler's hand. Sometimes several sets of combs with 
varying sizes of teeth are used. All impurities and loose, 
short, uneven fibers are combed out, and the remaining 
fiber is again divided and is ready to be spun into thread. 
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volving brush. At the end of the machine an attendant 
receives the combed flax or line and returns it to a second 
machine which combs it in the opposite direetioii. This 
produces a line which is fine, smooth and glossy. 

Manufacture. — Sorling. — After hackling, the flax is sorted 
by hand according to quality, and the product is sometimes 
called " dressedjine." Where the fiber is cut for use in fine 
yams it is called " cut line." 
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Spread board. — The fiber is now carried to the spread 
board on a travehng apron. The flax is laid by hand on 
the traveling apron in bunches, each bunch overlapping 
the other by at least six inches. When it reaches the spread 
board it passes through a set of teeth which again -comb 
it into a shver much like the cotton shver, and make it 
for the first time into a continuous ' length. The slivers 
are doubled and drawn out a great many times and are 
then sent to the spinning machines. 

Spinning. — The spinning of linen is much like that of 
cotton and worsted (see Chapter II) except for the addition 
of a trough of hot water through which the hnen yarn passes. 
[The water dissolves some of the natural gum and makes 
a finer yam. The temperature of the spinning room is 
kept very high to prevent breakage. Wet spinning makes 
a finer thread and adds to its strength. The highest numbers, 
or finest yarns, and the yarns used bb warp are spun in this 
way. Large or coarse sizes of yam are spun dry. 

Weaving. — (See Chapter II.) Flax is woven much as 
other textiles except that the Jacquard loom is used to a 
greater extent. Practically all of the damask used as 
table Unen is woven on the Jacquard loom, and a great 
variety of weaves is produced. The weaving b diflicult 
t because the threads break very easily. Much hnen is still 
woven by hand. 

Finishing. — Bleaching. — The object of bleaching, one 
of the important finishing processes of linen, is the whiten- 
ing of the textile fiber. The natural gray or brown color 
of the hnen is undesirable for some fabrics, and the fiber 
also accumulates stains of various kinds during the spinning 
and the weaving. Bleaching may be done by "grasatfig" 
or " crofting," or by chemicals. In our grandmothers' 
day the process was accomplished by wetting the cloth 
with sour milk and spreading it on the grass for several 
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weeks. Linen may be bleached or dyed in the yam or in 
the fabric. At present, chemTcals are used very largely. 
In Ireland, chemicals are used in the early stages and croft- 
ing or grass bleaching completes the process. The bleach- 
ing of linen is longer and more comphcated than that of 
cotton, and the linen fabric loses in weight and in strength ; 
in weight about 20 per cent. There are four grades of 
linen bleaching — quarter, half, three-quarter and full 
bleaching. Full bleach linen is not as strong as other 
grades. 

Use of sizing. — If the linen is of good quality, not much 
dressing is added, as the luster of the flax may be brou^t 
out in beetling and calendering. Cheap, poor linens are, 
however, often loaded with foreign substances, such as 
starch, clay or wax. 

Beetling. — The beetling process is used to give gloss to 
the surface and, also, the leathery feel which is characteristic 
of good table linen. It flattens and closes up the threads 
and produces a luster. It originally consisted in striking 
the woven cloth with wooden mallets after it was washed 
and dried. Some hand woven damasks are still finished 
by hand beetling. In a beetUng machine the linen is . 
wound on rollers, above each one of which is a series 
of solid, high, perpendicular blocks with square edges. 
These move up and down in regular order, pounding every 
spot of the surface of the linen. The linen is sometimes 
cropped with knives to remove the rough ends and loose 
fiber. After beetling, the linen is calendered by a process 
similar to that used for cotton {see Chapter IV}, and the 
cloth is then ready for inspection and folding. 

Countries producing flax. — Kwssio produces the lai^est 
proportion of the world's supply of flax, but owing to the 
methods of retting, the fiber is less valuable. The best 
flax is kept at home because of a prohibitive tarifE which 
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prevents the importation of manufactured flax. Russia 
is famous for its linen clashes. 

Before the present war Belgium produced the finest 
variety of flax on the market, due to careful methods of 
cultivation and to peculiar advantages for retting in the 
river Lys. Coiutrai ranked highest in the world in the 
excellence of its flax fibers. Belgium exported fiber to other 
countries, chiefly France and Great Britain, but had a lai^e 
manufacturing trade herself. Toweling and table hnen 
as well as finer fabrics were made in large quantities. 

Ireland is one of the chief countries cultivating flax, and 
Irish linen is the best known and the most valuable in 
American markets. The climate and soil are suitable for 
its growth, although a good deal of that manufactured in 
Ireland is raised in Belgium. Belfast is the center of the 
Irish linen manufacture. Much of the linen grown in Ire- 
land is grass bleached, which adds to its wearing quality. 
Ireland exceb in handkerchief and table linen. 

Scotland, France, Germany. — Scotch, French and German 
linens rank next to Irish. These countries raise flax fiber 
to some extent, but are more important for their manu- 
factured product. Germany makes large quantities of ex- 
cellent table linen, but the highest grades are not exported. 
Scotland also has a high reputation for table damask. Both 
Scotch and German linen are silvery white in color. French 
linen has a fine round thread ; and fine damask and dress 
Unen are manufactured in France in large quantities. Hol- 
land is famous as a place for bleaching linen. 

United States. — In this country flax is raised more for 
seed than for fiber. The seed is used for producing linseed 
oil, the " drying " oil in paints and varnishes, and also in 
making linoleum, oil cloth, oil silk, patent leather and 
other products. As yet no means have been discovered to 
yield equally good fiber and seed. If fiber is desired, the 
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plants must be pulled before the seed is fully ripe, for if 
the seed is allowed to ripen fully before the plants are pulled, 
the fiber becomes harsh, coarse and woody and cannot be 
used for fine linens. Small amounts of flax are raised for 
fiber in Michigan, Minnesota, Oregon and in Canada. 
Large quantities are raised for seed in the Dakotas, North- 
ern Minnesota and northwestern Canada. The fiber from 
these plants has been used in making twine and rope, and 
some satisfactory cheap towels have been placed on the 
market. 

The quantity of linen manufactured in this country is 
almost negligible on account of the lai^ amount of ex- 
perienced band labor required and the high wages paid here 
for such labor. This labor cost is chiefly for weeding and 
pulling. The work of retting and preparing the fiber is 
also not pleasant, and the American laborer can get more 
congenial work to do. The cost of flax spinning machinery 
is high, and a flax mill costs four times as much to build as 
a cotton mill of the same capacity. It has been estimated 
that the production of the finished linen will require six 
times the number of laborers necessary to produce a similar 
quantity of cotton. The rapid growth of the cotton industry 
in this country has had much to do with keeping down the 
manufacture of Unen. 

Finished product. — Linen fabrics were formerly manu- 
factured in larger quantities than all other textile fabrics 
together, but the growth of the cotton industry, due to the 
invention of the cotton gin, and the continued high cost of 
production of linen have driven it down to third place. In 
the old days linen was the only covering used for the table, 
and bed linen was what it is called, really linen. Linen 
bed linen has now been superseded by cotton, and is scarcely 
found except in the homes of the very wealthy. Linen 
and cotton are mixed together for toweling and damask 



and called " union goods." This adulteration is further 
discussed in Chapter VIII. The finished products of linen 
may be outlined as follows : 

1. Yard goods. See the table on page 120. 

Table linens. 
Dress goods. 
Art linens. 
Sheeting. 
Toweling. 
Upholstery materials. 

2. Laces. 

3. Linen mesh underwear. 

4. Embroidery threads and floss. 

5. Twines and cordage, warps. 

6. Heavy sail cloth, tent materials. 

7. Aeroplane cloth. 

Table linen. — The finest quaUty of fiax and the highest 
d^ree of skill in manufacture are required for the fine damask 
which we desire so much for the dining table. Though 
linen wrinkles easily when used as a dress material, it lies 
smoothly upon a table and ite firm, smooth, lustrous sur- 
face makes it exceedingly desirable for table use. A 
good damask is elastic, leathery, not too fine, firm, but not 
stiff and heavy with starch. Bleaching is an important 
factor in the production of damask, and grass-bleached linen 
is usually the best. This comes into the market in Decem- 
ber, as the bleaching is done in the summer. Damask b 
made double as well as single, and double damask is the 
better and more expensive of the two. It is woven with 
a double thread in the filling with about five picks more to 
an inch than in the single, and the two sides do not look 
alike. On the right side the background looks like a twill, 
while the wrong side looks like satin ; in the single damask 
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the background looks practically the same on both sides. 
A good way to judge linen is to count the number of threads 
to an inch. The correct amount for warp in a good double 
damask of medium quality is 180 threads, and for filling 
280 threads. Table linen comes by the yard and when 
bordered comes in various lengths. Napkins are always 
to be had in the same design as tablecloths. The Irish linens 
are considered the best, and are most expensive; Scotch 
linens rank next in value. German linen is cheapest and 
gives excellent service although there is not such a variety 
in patterns. 

Toweling. — Linen is the best material for towels because 
of its power of absorbing water. Huckaback is the most 
serviceable material for hand towels, and several sizes are 
made, varying from the small guest towel to a towel 27 
inches by 45 inches. Kitchen toweling or glass towels are 
sold either by the yard or made up into towels. Damask 
is used but little for toweling. Huckaback and bu\i's-eye 
are the principal materials now used. The usual size of 
towels for family use is 24 inches by 42 inches. Hems and 
hemstitching are used on the edges; fringe has practically 
been discarded as it is not enduring. Cheap towels are 
being manufactured in this country from the flax straw left 
after the seed is gathered. 

The table on the next page gives sizes and averse cost 
of table linen and towels. 

Laces, underwear and other products. — Much of the real 
lace has always been made from flax fiber spun into very 
fine threads, but the greater part of machine-made lace on 
the market is made from cotton. Cluny and Torchon are 
made of linen as well as cotton, and they wear much better 
when made of linen. A Unen Torchon edge about an inch 
wide costs about 20 cents a yard. Linen Cluny about three- 
quarters of an inch wide is worth about 35 cents a yard. 
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Table Linen and Tovils 



^r^ 


DiaCBIPTIOH 


Puc. 


Napkins 


SmaU tea napkins 


$3.00 doz. up 




Breakfast 22" 


3.50 doz. up 




Lunoh 24" 


4.00 doz. up 




Dinna: 27" 


4.00 doz. up 


Towels 


Kitchen towels 




Made up 


Union 


2.40 doz. 




linen 


3.fiO doz. 




Face towels 






Union 


3.00 doz. up 




linen 


5.00 doz. up 








Woven in lengths 


Single damask 


4.00 up 


of 2 yd., 2i yd., 






3 yd., etc. 


Double damask 


7.00 up 


Bleached Irish linen 








72"X72" 


4.00 each 


Napkins 


24"X24" 


5.25 doz. 


Luitoheon sets 


2 size doiUea — j 






doz. each 


4.00 up 




1 centerpiece 





Linen thread, b used for crocheting and for sewing c&rpetB 
and heavy articles. Barbour's linen thread cornea in spools 
in bleached and natural color linen and coats 10 cent« a 
spool. Carpet thread is sold in small skeins. Linen floss 
is used for embroidery, but no great variety of colors can 
be purchased. Linen tape is also manufactured and a 
narrow tape called bobbin, about one-eighth inch wide, is used 
a great deal. It comes looped in small skeins and is much 
used in lingerie in place of ribbon. Linen mesh under- 
wear has increased in use during the last ten years, especially 
in men's underwear. The linen is woven in an open mesh, 
b porous, and is considered very hygienic. C3otton and linen 
are often woven together in an open mesh and are very 
satisfactory for undergarments. 
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Art Linen . . 
Bdtcher'b Linen 
Cambric . , . 
Canvab . . . 
Crash (Rubbian) 
Crash SaiTiNo . 



Damask 

Diaper 



Sheetinqb . . 
Tbacinq Cloth 



9f!-l2.50 

50^ up 

39fi, 45^, 50i 



fl.5 



up 



3fi" 

27", 36", 40" 

12"-16" 

18"-36" 

y; 72", 88" 



$1.20, SI .75 
tor 10 yd. 
bolts 
76*-$l-25 
89M2.00 



$1.00 up 

50^75^ 



Plain 
Plain 
Plain 
Plain 
Plain 
Plain 

Figure 



Plain 
Plain-eiied 
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MATERIALS 





Dm 


Qdalitt 


Sotfr-finiahed, plain linen made with 


Draperies, fancy 


Good 




work 




Stout, stiff, heavy, coarse fabric 


Aprons, int«r- 


Excellent 


(butcher's aprons) 


Unings 




Fine, thin French ouobric, named from 


Dress goods. 


Good 


Cambrai, France 


lingerie 




Heavy, firmly woven material, un- 




Excellent 


bleached 






Narrow material, coarse thread and 


Towels, art 


ExceUent 


coarse weave 


work 




Heavy, plain, rather coarse weave 


Suits 


Excellent but 
wrinkles 
badly 


Pattern fabric woven on Jacquard loom. 


Napkins, table- 


Excellent if 


Bought by yard or in patterns 


cloths, towels 


good quality 


Woven in bird's-eye pattern 


Towels, diapers 


Excellent 


Firmly woven linen, plain and cobra 


Dresses, suits 


Good 


Fine, sheer, plain fabric. White and 


Handkerchiefs, 


Good 


colon 


waists, neck- 




Plain, woven Unen sized with oU and 


Window shades 


Good 


starch, whicli makea it opaque 






Formerly woven without sizing and 






used for dresses 






Peculiar weave shows much of woof 


Toweb 


Excellent 


thread. Sometimes miiced with 






cotton and called union goods 






Wide heavy material woven wide for 


Sheets 


Excellent 








Thin Unen siied on one side, highly 


Architectural 




calendered and transparent enough to 


drawings 




enable tracings to be made 
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Much of the supply of flax which formerly foimd its way 
into the household is uow being used in the manufacture 
of aeroplane cloth — a fine firmly woven material. It 
has been found that linen surpasses cotton for this purpose 
because of its greater strength. 

QUESTIONS 

1. What are some of the characteriBtioa of flax that make it 
valuable as a textile fabrio? 

2. Why is linen not used aB extensivel; now as in former years? 

3. What process in the preparation of flax has the greatest 
effect on the quality of the fiber? Why? 

4. Compare the various methods of retting flax. 

5. Why is linen not manufactured to any great extent in this 
country? 

6. How does the treatment of the flax fiber differ from that of 
the cotton fiber? 

7. What influence has the need for flaxseed had upon the manu- 
facture of linen? 

8. Outline the important products of lineu. 

9. Name two standard materiala made of flax each showing a 
different style of weave. 

10. Name ten linen materials, .tell price, width and use. 

Questions and Problems for Further Study 

1. To what extent is the flax industry carried on at the present 
time in Belgium? 

2. Discuss the changes in the bleaching of linen from the dt^a 
of the early ooloniste to the present time. 

3. At what milb in the United States is linen manufactured to 
any extent? How does it compare with the foreign product in 
quality and cost? 
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CHAPTER VI 
WOOL 

Animala fumiahing wool 

Sheep 

Goats 
Countries produoing wool 

Wool markets 

Wool manufaoturing oenters 
Produotion of wool 

Care of sheep 

Sheep ranching in the United States 

Washing 

Shearing 

Pulled wool 
Treatment in faotorj 

Sorting of wool 

Scouring and drying 

Further treatment 

Blending 
Distinction between woolens and worsteds 
Preparation of yam 

Carding 

Combing 

Further gilling and drawing 

Spinning 

Weaving 
Finishing prooesses 

Dyeing 

Fulling 

Addition of flocks 

Napping or teazling 

Sbeaiing or cropping 

Pressing and other finishing processes , -. , 
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Use of wool substitutes 

Shoddy 

Extraots 

Flocks 

Noilfl 

Use of eotton 
Finished products 

Yard goods 

Carpets 

Orieatal rugs 

Domestic rugs 

Tapestries 

Blankets 

Yam 

Knit goods 

Animals furnishing wool. — The raw material from which 
woolen and worsted fabrics are made comes .from various 
kinds of sheep and goats. A description of the character- 
istics of these fibers is given in Chapter I, 

Sheep. — Wool from different breeds of sheep varies 
widely in qimlity. There are many varieties of sheep, and 
new ones are added frequently by interbreeding. Sheep 
that are raised for mutton do not yield the best quality of 
wool, and wool sheep are not particularly palatable food. 
Wool may be classified as "short wools," "long wools" 
and " carpet wools." 

1. Short Wool. — The beet known and the most widely dis- 
tributed breed of the short joool sheep is the Merino, of which there 
are several varieties. The Spanish merino is the original; the 
Saxony merino is the finest in quality and its wool is used for 
underwear and fiae broadcloths. The French merino ranks high; 
this breed is raised to a large extent in the United States where it 
is known as the Rambouillet. The merino is a rather small sheep 
well covered with a thick growth of crinkly wool. The fiber is 
from two to four' inches long, is very fine and has many scales or 
serrations. It may be used for the finest fabrics. The sheep is 
easily cared for and thrives under merely average conditions. 



WOOL 125 

2. Long Wool. — Other breeds of sheep are known as long wools. 
01 this variety the Lincoln and Leicester are important. The 
LoDOoln ia a large aheep bearing a heavy fleece of long lustroua wool, 
the fiber of which is trom 10 to 14 inches long. The wool of the 
Leicester aheep ia similar to that of the Lincoln, but is whit^ in 
color. Both are used. in making: worsteds and braids. 



Fio. 65. — Flock of Sheep. 

3. Carpet Wools. — Much wool comes from the unimproved 
native aheep found in many parts of the world. This wool is leas 
valuable than abort or loi^ wools, and great quantities of it are used 
in the manufacture of coarse blankets, felt and carpets. For this 
reason it is sometimes called carpet wool. The fiber is coarae and 
has not many serrations. Not much of this is produced in the 
United States or in other countries where the value of better sheep 
breeding is understood. A grade of sheep is much raised in this 
country that produces both good mutton and wool, though not 
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the best quality of either. The Soutbdowns, Shropshire and Suf- 
folk are of this (rroup. The vooi fiber is soft, furly fine and of 
medium leiigth, and is used in the manufacture of flanneb and 
hosiery. This wool is sometimes mixed with long» wools for 
woolens and worsteds. 

Goats. — The fiber known as mohair is obtained from the 
Angora goat, an animal indigenous to Western Asia. The 
fleece has a long fiber from 8 to 15 inches in length, fine 
in diameter but harsh and wiry, and with little or no curl. 
It is used for plushes, braids and dreas fabrics. Cashmere 
wool comes from the cashmere goat which is bred in Thibet. 
This goat produces two varieties of hair, one consisting of 
soft downy wool, fine and brownish gray in color, the other 
a long, coarse hair. The wool is remarkable for its softness 
and is used for the finest of fabric ; the costly India shawls 
were made from this. Amoi^ other aniraala furnishing 
wool, the alpaca or Peruvian sheep, which is a species of 
llama, and the camel are the most important. 

Countries producing wool. — The principal wool-growing 
countries are Australia and New Zealand, Russia, the United 
States, South America, South Africa, England, Spain and 
Germany. Australia produces a greater quantity than any 
other country, Argentina ranks next, and the United States 
third. Russia has a lai^r number of sheep than the United 
States but ranks fourth in the production of wool. In the 
United States the principal states, in order mentioned, 
are Wyoming, Montana, New Mexico, Idaho, Ohio and 
Oregon, The United States raises about two-thirds of the 
wool it uses in manufacture and imports the rest. Certain 
wools can be grown cheaper in other countries and certain 
qualities cannot be raised here owing to the climate. 

Wool markeU. — Loudon is the great wool market of the world, 
and the finer grades are taken there and sold to the buyers for 
woolen mills in England, Europe and the United States. Md- 



bourne in Australia, Buenos Aires in Ai^ntina, and Cape Town 
in Africa are important markets. The oenter of the wool trade in 
tho United States is Boston. 

Wool manufacturing callers/ — Wool is manufactured in 
laj-ge quantities in England, Scotland, Germany, France 
and the United States. Bradford in Yorkshire, England, 
is an important center, both as a distributor of raw materials 
and as a producer of worsted dress goods. All kinds of 
woolens and worsteds are made in Ei^land, and England has 
always been famous for its woolen and worated suitings. 
It has been claimed that Stroud in the western part of Eng- 
land produces the finest woolens in the world. Scotland 
manufactiU'es great quantities of Scotch tweeds, used as 
suitings. Woolen factories are found all over Germany and 
it ranks third as a producer of woolen goods. Many fine 
wool dress materials, fine serges and broadcloths are made in 
France. In the United States, Pennsylvania and Mas- 
sachusetts lead the other states. Providence, Rhode Island, 
and Cleveland, Ohio, have large factories for the manufac- 
ture of worsted cloth. New York ranks high in manufac- 
turing hosiery and knit goods. The first factory for the 
manufacture of woolens in this country was built at New- 
bury, Massachusetts, in 1790. 

Prodnclion of wool. — Care of sheep. — The quality and 
value of the wool are very much affected by climate, food, 
Boil, breeding and cleanliness. The cUraatic conditions 
caiise great variations in the wool ; in cool climates the wool 
grows more thickly and a moist climate seems to make the 
fiber longer and more crimpy. The sheep must be carefully 
shielded from bad weather, as exposure to cold and wet 
makes the fiber coarse. Proper food is a necessity, &3 in- 
sufi&cient feeding tends to leave the wool harsh and dry. 
Sheep must be carefully guarded against disease, as the 
wool from an unhealthy sheep is poor. 
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Sheep rariching in the United Slates. — In the West, sheep 
raising is conducted as a r^ular business on the large ranches, 
although it is giving way rapidly to agriculture. Four-fifths 



Fia. 66. — Sheep Sheabinq on a Farm in Enoi-ind. 

of the sheep in the United States are raised west of the Mis- 
souri River. In these great northwestern ranches as many as 
100,000 sheep are owned by one man. These are divided into 
a number of flocks of about 1500 head, tended by one man or 
herder, who stays out with his flock for long periods of time. 
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Washing. — The washing of wool was formerly done 
before shearing, by giving the sheep a bath in a tank or 
brook, but this practice is no longer carried on to any extent. 
In some cases the wool was washed by the farmer after 
shearing. At the present time the wool is generally not 
washed until it reaches the manufacturers, as they seem to 
prefer it in an unwashed state. 

Shearing. — In the shearing process the wool is removed 
in one sheet called a fleece. Formerly this was done by hand 
with sheep shears but it is now done almost entirely with 
machine cUppers. The machine shearing saves much wool, 
as the machine shears get closer to the skin than the hand 
shears, and a heavier fleece results. A good shearer can shear 
from 150 to 200 sheep a day. Shearing is now usually done 
in May. The averse weight of a fleece is about eight 
pounds and it is worth about twenty-five to thirty cents a 
pound. Each fleece is done up separately and about forty 
iu*e packed in a b^ for shipping. 

Special wool from other than full-grown sheep are lamb's 
wool, wool chpped from an animal 6 or 8 months old, and 
" hogget " wool, wool clipped from a year-old sheep. 

Pulled wool. — ^ Pulled wool is wool removed from the 
pelts of slaughtered animals by chemicals and is one of the 
by-products of the meat industries in this country. France 
buys a large number of these skins from Australia, Africa 
and Argentina, and the wool is loosened from the skin by 
a rotting process. Pulled wool does not spin as readily as 
wool in the fleece, hut is valuable for blending with other 
cheap wools in making medium and low-grade materials. 

Treatment in factory. — Sorting of wool. — The wool is 
next sorted by experts according to quality. The quality 
depends upon the part of the body from which the wool 
comes, the number of clippings, and the time of shearing 
as well as upon the care given to raisii^ the sheep, men- 
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tioned in a preceding par^raph. The finest qimlity is 
called "pick lock" but this is very scarce. The fleece 
comes to the factory tied in bundles of 100 to 500 pounds 
each. Each fleece contains different kinds of fiber, which 
must be sorted into different grades according to the uses 
to which they will be put. Some parts are loiter and some 
finer. In sorting, the fleece is placed on a loi^ table with 
a top in form of a sieve through which the dirt can escape. 
The best wool cornea from the neck, sides and shoulders 
of the sheep and the poorest from the legs. The sorter 
works mainly through the sense of touch, tearing the wool 
out with his hands and throwing the various grades into 
certain bins marked with the name of the grade. Sorting 
wool is not a pleasant or cleanly occupation, as the wool is 
always greasy and dirty and often filled with burs and thistles. 

Scouring and drying. — The washing or scouring of wool 
is necessary, not only to remove the greasy matter or yolk 
which is secreted by the skin of the sheep; but to get the 
wool into such a condition that it will spin properly, absorb 
dyes evenly and produce a well-balanced cloth. The wool 
is washed by special machines that contain several tanks. 
The first tanks contain warm, soapy, alkaUne water; the 
latter tanks do the rinsii^. Rollers are attached to each 
tank, and the wool, carried along by rakes, passes through 
these rollers from one tank to the next, issuii^ finally clean, 
white and soft. The by-products left in the scouring water 
are of great value and are recovered and sold. One of the 
refined products is called lanolin, and is used as a base for 
medical salv^ and in making soap. Another important 
product is potash. 

If the wool is to be dyed, it is then taken to the dyeing 
machines. If it is not to be dyed, it is dried by hot air 
forced through the fiber either while spread out on a table 
or in a specially adapted machine using centrifugal force. 
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A small amount of moistm%, usually about 16 per cent 
by weight, is left in the wool to facilit&te handling. Ma- 
chines which remove or apply the proper amount of moisture 
to the wool are called conditioning machines. 

Further treatTnent. — In some mills the wool b burred 
and picked or teased before blending. This opens out 
the fibers which have become entangled and removes the 
burs and other impurities not removed in washing. They 
are taken out either by a machine which beats them out of 
the wool mechanically, or by a chemical process which 
carbonizes the vegetable matter. The wool is treated with 
sulphuric or hydrochloric acid for several hours and then 
dried and subjected to such high temperatures that the 
foreign matter is burned out. The acid destroys the v^e- 
table matter present but does not affect the wool, which is 
an animal fiber. 

Blending. — The various fibers are now blended for uses 
in different kinds of cloth; and this process is one of the 
most important in woolen manufacture, as the color, strength 
and style are determined here and therefore the price. The 
various fibers are weighed out, oiled with specially prepared 
oil, and laid on the floor in layers. The layers are piled 
alternately until the blend is complete. If shoddy, mui^^, 
coarse wools, pulled wool or cotton are to be used in the 
blend, they are added here. Cotton is never oiled. Ability 
and experience are required to mix wools well and a success- 
ful blender has many cherished recipes. Samples of dif- 
ferent wools are experimented with, and the percentages 
of various wools are carefully we^hed. The blending does 
not in any way change the character of the fibers, as each 
one remains complete in itself, but they are so evenly mixed 
as to produce a perfect thread which combines the f««pei^ 
ties of each fiber. After oiling and blending, the f 
for woolens and worsteds divei^. 



Distinction between woolens and worsteds. — The divi- 
sion of wool fabrics into woolens and worsteds may be traced 
back to the inunigration of the Flemish into England dur- 
ing tile reign of Henry I, when they began the manufacture 
of worsted at Worsted. The Flemish combed the wool 
as well as carded it, and thus produced a smoother and more 
solid thread. The main difference between woolens and 
worsteds is that woolens are made from yarns in which the 
fib ers are cr^ed and intermingled with no attempt to_ 
mak^JJiem_cun in the same direction, while worst eds are 
made_f ro m yarn sjjmt have been combed out scTas to make 
the^ber run in^M^leT diro<;tions. Up to sdnie years ago 
a distinction was made between carding wools and combing 
wools, the former being the short wools used for wool ; and 
the combing wools, the long wools, used for woreted^ but 
this distinction is no longer made and both kinds/ of wools 
are now combed and^ used for both materiala<^ Usuallxiy 
however, the fine long woolfi go into the manufacture of 
worsted. The processes in the treatment of both are alike 
until after the oiling and blending. The machines are 
sometimes much alike, but the treatment is slightly different. 
Bptb-woolens and worsteds are carded, but as the yam for 
worateds^is also combed, the carding process for worsteds 
is less imp ort ant than for wool. There are fewer processes 
in woolens than in worsteds. The names of these various 
process^ vary sometimes in different parts of the world and 
for different types of materials. In the following discussion 
the fewest technical terms possible will be used. 

Preparation of yam. — Carding. — (a) For vmol. — The 
carding of wool is similar to the carding of cotton as de- 
scribed in Chapter IV. The blended wool is put into the 
hoppers of a carding machine from which it is sent to card- 
ing cylinders covered with fine teeth which comb the wool 
into a fine film or sheet. After going through a second and 
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sometimes a third carding machine, the wool emerges in 
a. rope-like " shver " ready for the spinning machines. 

(6) For worsteds. — Worsted carders differ from woolen 
carders in the foUowing ways : they are slower on account 
of the length of the wool ; in the dof5ng the fibers must be 
kept parallel, and in the preparation of the sliver for the next 
process. In carding worsteds care is taken to keep the 
fibers as much as possible in one direction and all the pro- 
cesses for worsteds have straightening the fibers as an ob- 
ject. If the yam is to be a woolen yarn, it goes directly 
from the carders to the spinning mule. If the yarn is to 
be a worsted yam, it goes to several other machines before 
spinning. A process commonly Used for long wools is 
" gilhng." This is carried on by means of gill boxes in which 
the wool is doubled and drawn out into shvers and slightly 
combed to make them more and more parallel. Four of 
these slivers are rolled up in a ball and the balls taken to 
a combing machine. 

Combing. — For worsteds. — The wool shver, althoi^h level 
and fairly parallel, contains short, curly fibers mixed with 
the long ones. The object of combing is to remove these 
short fibers and further straighten the remaining ones. 
This is done usually in this country on a " Noble " comb 
(see Fig. 58), a most interesting machine circular in shape. 
Eighteen balls of the prepared slivers are placed in regular 
order around the comb, four slivers coming from each ball ; 
the ends of the slivers are attached to a combing apparatus 
and the wool is combed into a fine, silky strand still called 
a sliver. This is wound into a big ball and called a top. 
Many woolen mills produce tops as a product and sell to 
the other mills where cloth is manufactured. The waste 
material that is combed out of the wool m the combing pro- 
cess is called " noils " and is used in many ways which will 
be described later. 
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Further giUing and dramng. — For worsteds. — The wool 
is now sent through two or more gill boxes in order to blend 
the fibers more carefully, to comb the yam again and to 
reduce the strands to uniform size. The strands- are then 



Fig. 58. — Noble Comb. 
Used in combing wotA for fine worsted materials. 

again wound into balls and called " finished tops." This 
sliver, or tops, must be reduced to a size small enough to 
spin, and this is done by drawing machines which change 
the wool from the tops to roving. In the last stages of this 
process a little twist is added to give the yarn greater strength. 
The product from these machines is wound on bobbins. 
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Spinning. — (a) For worsteds. — The spinning of worsted 
is done either by the Bradford or English system, or by the 
French system. In the EngUsh system the wool is oiled 
before combing, but the French spin dry. The shrinkage 
is less in the French system and the yarn is fuzzier owing 
to the absence of oil. The chief difference is in the drawing 
and spinning and the amomit of twist used. The French 
product is a soft, fine yarn used for fine dress and knit goods. 
English yarns are used more for hand-woven fabrics. The 
fiber is reduced to a twisted thread, about fifteen turns 
being made to an inch. Both the ring frame and the mule 
spinning machines are used, according to the finished prod- 
uct desired. 

(t) For woolens. — The woolen yams are usually, spun 
on mule frames. (See Chapter II.) The sliver is drawn 
out into a roving which is soft and slightly twisted, with 
the wool fibers running in all directions. The mule draws 
this still smaller, puts in more twist, and sends it from the 
machines wound on bobbins. 

Weaving. ~ The process of weaving is the same for both 
woolens and worsteds (Chapter II). The yarn is some- 
times sized before weaving, the object being to strengthen 
the yarn and keep it from roughing up. Various sub- 
stances, such as Irish moss, starch, glue and mucilage, aie 
used. Inferior yarns are usually sized a good deal. The 
weaves may be plain, twill, double, pile or figured {Chapter 
II)- 

Fimshing processes. — The beauty of woolen goods lies 
lai^ely in the finishing processes ; when taken from the 
looms they are coarse, rough and dull looking, and are far 
from attractive. On the other hand, worsted materials, 
after weaving, look much as in the finished state, as their 
beauty depends on the weave. Both are finished in a 
variety of ways. The cloth is first inspected for flaws, 
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broken threads or weak places, aiid where these are foimd 
they are mended and knots or bunches of threads are re- 
moved. This is called burliTig. The burlers or menders 
are usually women. After this the cloth needs to be 
thoroughly washed to remove the oil and dirt gathered in 
the mills. 

Dyeing. — The dyeing of wool may be done either in the 
raw state after carbonizing, giving rise to the old-fashioned 
term " dyed in the wool " ; in the " alub," after carding 
and combing ; in the skein of spun yam ; or in the cloth 
after weaving. The last is called " piece dyeing." 

Fulling. — One of the chief characteristics of wool, as 
has been stated, is its power of felting. In the fulling of 
woolens the object is to make the fiber felt together, which 
causes the cloth to shrink and become stronger and firmer 
in body. This process is characteristic of the wool industry. 
The selvages of the material are first sewed together with 
the face inside. The cloth is soaked in hot, soapy water 
and then run between heavy rollers which cause it to shrink 
in width. It enters a sort of box in a folded condition which 
causes it to shrink in length, and this process is continued 
until the desired condition is obtained. Both woolens and 
worsteds are fulled, but woolens are fulled to a much greater 
extent than worsteds. 

Addition of flocks. — During the fulhng process finely 
cut up wool waste called flocks is sometimes added and 
felted into the cloth. A layer of these short fibers is ap- 
plied to the back of the material and these sink into the 
fabric and fill up the cavities. Flocks made of good stock 
are not detrimental, but if made from shoddy or mungo 
and used simply to cover up defects they are apt to shake 
out when the fabric is worn. It is not unusual and is not 
considered an adulteration to add 25 per cent in weight 
to the fabric by the use of flocks. 
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Napping or teazling. — The lustrous, soft pile of broad- 
cloth and similar materials is made by roughing up the 
surface to raise a nap and then shearing it. There are 
two systems, the wet and dry. In the former the cloth 
is treated wet and in the latter dry. The best means 
of raising the nap is by the teazle (see Fig. 
59), a vegetable growth something like the 
thistle. These are placed in parallel rows 
lengthwise on a cylinder which passes over 
the cloth several times and raises a nap, 
in some materials of sufficient depth to 
cover up the weave. No invention has 
yet been made which equals the use of 
the natural teazle, although an arrange- 
ment of wires is used for cheap fabrics. 
Some fabrics require more napping than 
others. Worsted suitings are napped just 
enough to bring out the weave and 
brushes are sometimes used instead of 
teazles. 

Shearing or cropping. — A shearing ma- 
chine removes the uneven fibers on the 
surface of the goods by first brushing the 
nap all in one direction and then sheariot; 

^ ^„ ^ it off evenly. This must be carefully 

Fiu. S9. — Te*elb. , , , . ., , , , 

done or the knives will cut the fabric. 

The fluffy croppii^ which are sheared off are used as 
flocks. 

Pressing and other finishing processes. — Various processes, 
such as steam lustering, pressing and brushing, follow in 
the finishing process for both woolens and worsteds in or- 
der to bring out the luster of the wool. Poor wool will not 
give a good luster and must be given a surface fioish. 
Starches, gums and chemicals are added which soon wear 
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off. After the steaming, which brings out the natural 
beauty of the wool, the fabric is tentered or stretched and 
subjected to heavy pressure, and sometimes is passed 
through a calender. An important treatment is spraying 
with water in order to prevent spotting and shrinking. A 
common finish now is passing the goods between heavy 
rollers heated by steam. Some worsted goods are treated 
in other ways. Singeing or gassing is sometimes employed 
on goods where' a smooth finish is desired. A sanding ma- 
chine is often used in which emery-covered rollers produce 
a clear surface. New varieties of goods and new processes 
are being introduced constantly. The finished cloth is in- 
spected, measured, doubled, rolled, and packed ready for 
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1. In yam for worsteds the fibers lie parallel; in yarn for 
woolens the fibers orosa and are matted and intermixed. 

2. Wool for woolens is carded only, while for worsteds it is carded 
&nd combed. 

3. A worsted thread is fine, even and wiry, while a woolen thread 
is uneven and irregular. 

4. In the finishing processes the woolens are fulled and allowed 
to shrink more than the worsteds. The teazling and napping 
proeeases are eajried further. 

5. In the finished material the worsted fabric has a dear, bright, 
well-defined weave, elose, firm and well woven ; while a woolen 
fabric is softer and the weave is not so easily distii^uished. 

6. The types of machinery used are slightly different and both 
industries are not usually carried on in the same milL 

Use of wool Bubstitutes. t- Shoddy. — The ever increas- 
ing demand for a cheaper class of cloth has made it quite 
impossible to employ pure wool to any large extent in its 
production, and a number of substitutes are in general use. 
Shoddy and mungo are probably used more than any other 
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substitutes and have been used since the first part of the 
nineteenth century. As has been stated, they are the 
manufactured product of worn garments, stockings, blankets, 
sweaters, dress goods and pieces of new wool cloth which 
are wasted from factories. Rags of the material are gathered 
from all parts of the country and go first through the opera- 
tion known as dusting. A machine designated as a " devil " 
shakes out all dust and loose matter from the rags, leaving 
them ready for the sorters, who place them in separate 
classes according to color, quality and fiber (all wool or 
mixed with cotton). The rags are now ready for the grind- 
ing machines, which not only tear fiber from fiber but re- 
duce the material to a fluffy state somewhat resembling 
colored cotton wool. This is now ready to blend with other 
wools and the amount desired is added during the blending 
process. The use of shoddy is not to be condemned, but 
it should not be sold as pure, good wool. It is used largely 
in knit goods. 

Extmcts. — Rags containing cotton are put through a 
process known as carbonizing, in which the rags are treated 
with an acid which destroys the vegetable matter, or cotton. 
They are then washed, dried, ground up and sorted. This 
wool is called extract. 

Flocks. — Flocks are the soft fluffy fibers discarded in 
some of the processes of woolen manufacturing, usually 
during the shearing. They are short, fine fibers and are 
sometimes called pulverized wool. They are added to wool 
in the fulling process (see page 137) and are also used in 
the manufacture of wall paper. 

Ncnls. — The noils, as stated above, are the wool fibers 
remaining iu the comb after the process of combing. Manu- 
facturers of woolen goods use noils for dress goods and 
blankets, but worsted spinners cannot use them to any 
extent. 
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Use of coUon. — A great deal of cotton is used in both 
the woolen and worsted industries. It is used as either 
warp or filling, or is mixed with wool in making mixed yams. 
The presence of cotton may always be detected, but it is 
more difficult to detect the presence of shoddy. (See 
Chapter VIII.) The use of cotton ip knit goods has given 
a great impetus to the manufacture of woolen knit goods. 
Cotton and wool are mixed together to lessen the shrinkage 
of the wool. 

Finished products. — Yard goods. — Dress goods made 
from wool come under the head of woolens and worsteds, 
although it is not always easy to classify the new fabrics 
which are constantly coming into fashion. Among the best 
woolen fabrics are broadcloth, homespun, melton, kersey, 
tweed, cheviots and cashmere. Worsted fabrics include 
seizes, gabardine, whip cord, diagonals, voile, panama, etc. 
Material has been made with a worsted thread used as 
warp and a woolen thread used as filling. The use of worsted 
fabrics has been increasing in recent years and much more 
wool is made into worsteds than into woolens. They par- 
take at times of opposite characterbtics because of varia- 
tions in finish. A number of new woolen materials have 
come into fashion recently — duvetyn, kitten's ear, wool 
velour, Bolivia cloth, etc. The brilliantines, mohairs and 
alpacas so much in vogue at certain periods are made with 
a cotton warp and a mohair filling. The table at the end 
of the chapter may be consulted for facts about materials. 

Carpets. — The products of carpet manufacture divide 
themselves into pile carpets and carpets with a flat surface. 
Pile carpets are made as cut pile and uncut pile. Brussels 
carpets are uncut pile in which the loops are not cut and in 
which three sets of warp are used. The main warp, or body 
part, is made of flax, hemp or jute ; the second set of warp 
consists of the colored wools which show as' foundation in 
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the weave ; and the third set are the wools that are drawn 
up into loops by being made to pass over wires. A tap- 
estry Brussels is a cheaper substitute made with one warp 
and woof. Of the cut pile carpets, the Axminster and Wil- 
ton are the beat, and the Wilton and Velvet are most in use. 
The Axminster is woven like Turkish carpets with bunches 
of colored wool tied in the warp and then sheared ; the Wil- 
ton and the Velvet are made like the Brusseb but with the 
loops cut. Ingrain carpets are woven like cloth on a Jacquard 
loom with a two-ply or three-ply yam. They are sometimes 
made with worsted in both warp and woof and are found in 
all qualities and prices. The Kidderminster carpet is a 
Scotch ingrain with woolen warp and worsted woof. 

Oriental rugs. — Years of study have been devoted to 
oriental rugs, and it is not possible more than to touch upon 
the subject in one par^raph. The first rug was probably 
woven many thousands of years ago, and both Egypt and 
Babylon claim the honor of being its birthplace. During 
the sixteenth century rugs were carried into England, and 
for a long time they could be found in Europe in the cathe- 
drab only. Rug making is still the principal industry in 
Persia and in many parts of Turkey. These rugs are de- 
sirable because of the excellent material used in both fabric 
and dye, both of which are produced among the hills of these 
countries. The wool of the sheep and Iambs is used for the 
pile of the rug and goat's hair for the warp. The method 
of weaving is the same to-day as it was thousands of yeais 
ago. The warp is stretched first and then the pile is made 
by knotting in pieces of wool cut into short lengths. Special 
patterns and colors are favored by different nationalities. 
Turkish rugs are prevailingly red, Persian green, and Ar- 
menian blue. These beautiful colors are produced from 
natural vegetable dyes. Oriental rugs may be divided 
into four groups : Persian, Turkoman, Caucasian and 
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Turkish. These are again renamed from the district from 
which they come. A prayer rug has a prayer pattern woven 
at one end, the other end being entirely different. Valuable 
ruga are often injured because of careless cleaning. They 
should rarely be beaten, but gently tapped with a flexible 
beater and then swept hard on both sides. Care must be 
taken to keep them free from moths. The Chinese rug 
has been much used in recent years ; it is usually of a deli- 
cate coloring of light tans and blues. Navajo rugs or 
btajikets are made by hand by the Navajo Indians in New 
Mexico and Arizona. Genuine ones have both sides exactly 
alike and the better grades are made of hand-spun wool. 

Carpets and Ruos 



A»iici,ii 


.... 


Con 


Real orieatal nij; 

Navajo rug 

Chinese nig, genuine 


4ft.X6ft. 
5 ft. X 10 ft. 

9 ft. X 12 ft. 


J 35 up 
18 up 
250 up 


C„p™ 


Axminster 

Wilton 

Velvet 

Brussels, body 


27 in. wide 
27 in. wide 
27 in. wide 
27 in. wide 

27 in. wide 


53.50 yd. 
3.25 yd. 
1.85 yd. 
2.50-3.60 







Domestic rugs are constructed on specially adapted looms 
to imitate the handmade. The original Wilton rugs were, 
and are still, made by hand in England on upright looms. 
They are of great beauty and are high in price. The ma- 
chine-made Wilton is a copy and is an excellent article at 
a lower price. Rugs are used now much more than carpets 
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and may be purchased woven in patterns or made up from 
carpet materials. Wilton and Axminster carpets are woven 
on a wide loom and are made without seam in several differ- 
ing widths. Chenille Axminster may be purchased in many 
plain colors from $12 to $18 a square yard, as wide as thirty 
feet. Wiltons are 
from $7.50 to $8.50 
a square yard and 
come 12 feet wide. 

Tapestries. — The 
art of working tapes-* 
try with the needle 
was known at a very 
early date and was 
used until mechani- 
cal weaving was in- 
troduced in the nine- 
teenth century in 
France and a manu- 
factory established 
at the Abbey of St 
Florian. The pro- 
cess differs from ordi- 
nary weaving in that 
the thread runs from 
selvage to selvage, 
but each small part 
of the design is woven separately. In early times tapestry 
was used mainly for altar cloths and other church decora- 
tions but its growing use as wall and furniture coverings 
resulted in the establishment of looms at Antwerp, Bribes 
and other cities. The tapestry made at Arras was the 
most famous. During the time of Louis XIV the famous 
Gobelin workshops in Paris were reorganized and Gobelin 
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tapestries were manufactured for royalty alone. The old 
tapestries are of great value, and museums contain many 
beautiful specimens. Besides the Gobelin and Aubusson 
works of France where beautiful tapestries are made at 
the present time, tapestries are made at the Merton Works 
in England and at the Herter studios, New York. 

Blankets. — Blankets are usually spoken of as all wool, 
but probably three out of four of the medium-priced blankets 
on the market are made with cotton warp. Blankets may 
be purchased either folded double or in a single piece, and for 
single, three-quarters or double beds. The best blankets have 
a surface resembling a rather thick bed of wool and are hght 
as well as warm. Many of the expensive all wool blankets 
are now bound separately. The average price paid for 
blankets is about $7 for a double blanket, but this is made 
on a cotton warp. Good all wool double blankets cost 
from $18.50 to 830 a pair. Prices of wool materials have 
advanced at a tremendous rate since the beginning of the 
present war. 



Good Shepherd 

Shetland 
Vicima . . 
Cygnet . .. 
Knitting y^ra 

Knitting yarn 
Fleischer yam 
Saxoay . . 
Lady Grey . 
Germantown . 
Amoskeag 



baU 




$ .50baU 


ball 




.55 ball 


ball 




.55 ball 


ball 




.35 ball 






2.35 box 


hank 




.75 


hank (4 hanks t. 


Tib 1 


2.00 lb. 


hank 




.18 akei 


hank 




.25 skei 


hank 




.30 8kei 


hank (4 hanks to lb.) 


2.50 lb. 
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Yam. — There has recently been a revival of inter^t in 
knitting, and much woolen yam has been manufactured to 
meet the demand for handmade sweaters and other knitted 
garments for the use of soldiers and sailors and war sufferers. 
The preceding table gives the names and cost of some of the 
important brands. 

Knit goods. — Lai^e quantities of wool and worsted yams 
are used for knitted goods, including cardigan jackets, 
sweaters, hosiery, gloves, mittens and underwear. Cotton 
is used largely in combination with wool and produces a 
fabric that does not shrink and which is in some ways more* 
desirable for underwear. See Chapter II on knitting. 



QUESTIONS 

1. In what way is the wool fiber different from the cotton or flax 
fiber? 

2. What ia the reason tor the great shrinks^ of woolen nuite- 

3. What distinction would you make between the use as a textile 
fabric of the wool of sheep and the hair of the goat ? 

4. To what extent does the care of the sheep influence the wool 

5. What is the difference between "fleece wool" and "puUed 

6. How are different grades of wools used in the making of one 
fabric? To what extent ia blending important? 

7. Give four distinctions between woolens and worsteds. 

8. How important is the fulling process in the making of a piece 
of flannel? 

9. Why does the weave show but slightly on a piece of broad- 
cloth and show plainly on a piece of serge ? 

10. What would you be apt to find besides pure fleece wool in a 
piece of aerge sold at 75 cents a yard ? 

11. How valuable an industry is the rag industry and what 
connection has it with the woolen trade? 

12. How is flocks used in the manufacture of cheap broaddothf 



QUBSTIONS AND PBOBLEUS FOR FURTHER SxtJDT 

1. To what extent has the world war influenced the woolen in- 
dustry in the United States? 

2. Compare the treatment during manufaeture of a piece of serge 
coating about S3.50ayard and a piece of Bolivia cloth at $6.00. 

3. To what extent and for what purposes is "carpet wool" uaed 
in the United States? 

4. How would you explmn the following advertisement : " Knit- 
tmg yam made from beat quality worsted "? How may a knowl- 
e<^ of textiles be utilised in writing advertisements? 

5. What is meant by a " Pure Textile Law " and how valuable 
would such a law be ? 
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^Albai 



^ATROSS . . . . 

^ Alpaca 

AffTBACHAN . , . . 

\ 

Basket Cloth . . . 

^*Bbdpord Cord . . , 
Bolivia Clotb . . . 

\ Briluantinb . . . 

"^Broadcloth . . . . 

Chiffon Broadcloth, 
lighter weight 
'v^ Bunting 



"^ Chalub . 
Cheviot . 



/V„ 



V, 



|1.25-t2.00 
S2.5O-S5.0O 



80^ 
$1.5O-$3,O0 

S3.00-S5.00 
S2.00-S4.00 

S2.50-J3.50 



50"-54" 
44"-50" 



MATERIAIS 



CHABAcma 


o„ 


Wearing 
Qd«uti 


Plain faced, soft, fine wool, like crfipe 


Light-weight 
dresses 


Good 


Smooth, gloBsy, mohair woof and cotton 


Dresses, coats. 


Excellent, 


warp 


petticoats 


sheds dust 
easily 


Heavy fabric, cotton base and surface 


Coats 


Good 


of mohair woven to imitate curled 






hair of Astrachan sheep 






Cloth woven with pattern lik« baskets 


Suits, dresses 


Fair 


Loose weave 






Heavy libs running lengthwise 


Dresses, suits 


Good 


Heavy, velvel>-like, soft, woolen ma- 


Coats 


Fair 


terial 






Gloaay, hard surface, like alpaca 


Suits, dresses, 
petticoats 


ExeeUent 


High-grade woolen cloth, slightly napped 


Suits, dresses 


Good 


and glossed 






Soft, light, plain cloth. White and colors 


Flags 


Good 




Dresses 


Excellent 


hair of Cashmere goat. Dyed in 






plain' colors. Woolen 






Light-weight fabric. Pattern printed 


Light>-weight 


Excellent 


on one side 


dresses 




Rough-finished surface. IJke serge bu 


Coats, suits 


ExeeUent for 


heaviei*. So-called from shaggy woo 




hard wear 


of Cheviot sheep 






Heavy, strong, woolen cloth with rubbed 


Boys' overcoats 


Excellent 


or tufted surface 






Cloth of tan, mottled appearance pro- 


Overcoats, rid- 


Wears excel- 


duced by particolored threads 


ing suits 


lently 


Material similar to serge, rendered 


Coats, suits 


ExeeUent 


waterproof 






Fabric with crinkled or crgpe surface 




Good 


Fabric' so woven that distinct lines run 


Suits, coats 


Excellent 


diagonally across surface. Likecheviot 






Silk warp, 'worsted filling. Lustrous 


Dresses 


Good 


soft matennl 







'Google 
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Vflannbi, 


Felt 


\GAB^nni .... 


Gloria 


N!„».>»™. .... 


NGranite Cloth . . 


"^Henbietta .... 


^Ho»„™ .... 


Bop Sackino . . . 


Jersey Cloth . . . 


^ijADiBs' Cloth . . . 


Melton ..... 


Mohair — See Brillian- 


Nun's Vbilino . . . 


\Panama 


V M>olo Cloth .... 
Poplin 



S1.75-$3.50 

85M1.50 

»2.00 

SI. 50-13.00 

7Mup 

S2.00 

$1.00 
$1.26-12.50 
$2.00-S3.00 

$2.00 up 
$3.00-$5.00 
$2.2&-$3.S0 

$2.5O-S4.50 

Sl.25-S2.00 
$1.25-$2.00 



27"-36" 
2 yd. 



42"-48" 
50"-51" 



Plain 

Plain or twill 

Felted 

TwiU 

Twill or plain 

Plain 
TwiU 
Plain 

Plain 
Knitted 
Plain 
Plain 

Plain 
Plain 



Double 
Plain, cord 



MATERIALS — Coni. 








USB 


Wll«Bi™ 

QDAun 


Rather open weave woolen goods, aome- 


Dresses 


Fair 








Loosely woven woolen material with 


Petticoats, 


ExceUent, 


Bap surface. White and colors 


waist«, shirle 


very warm 


Heavy cloth formed by felting fiber with 


Table covers. 


ExceUent 


moisture, heat and pressure 


pennants, 

banners 




__goft, firm material Uke whip cord 


Suits, coats 


Excellent, not 
shiny as 
quickly as 

serge 


Soft material, silk and wool, or silk and 




Excellent 


cotton 






Thin material, open weave, made in 


Dresses 


Excellent 


cotton, silk and wool 






Granite-like surface, irregular weave, 


Children's 


Excellent 








Fine material like finely finished cash- 


Dresses 


ExceUent 


Rough material, either handmade or 


Dresses, suits 


ExceUent 


made to imitate handmade goods. 






Loosely woven 






Coarse, rough, loose weave like bagging 


Suits and skirts 


Fair, apt to 
puU 


^Knitted stockinet. Made also in silk 


Dresses, smt« 


Excellent but 
loses shape 


Dress flannel with broadcloth finish 


Dresses, auHs 


Fair, loses 
lustor 


Heavy, smooth cloth, well fulled, short 


Overooats 


BxceUent 


nap. Named for Melton, En^and 






Lighf-weight, soft material. Standard 


Dresses 


ExceUent 


fabric. All colors 






Hard thread, plain worsted goods 


Dreaaes, skirts 


ExceUent, 




suits 


very serv- 
iceable 


Heavy golf cloth, double faced 


Capes, coata 


Excellent 


Repped fabric, made in silk, wool and 


Dresses 


Good wear 


cotton. Filling is heavier than warp 
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N 


Price 


WlBTH 


Wuva 


Prunella 


»1. 25-12.50 


42"-54" 


Twill 


^EROB 


»1.50->3.50 


45"-54" 


TwiU 


Shepherd's Plaid . . . 


$1.50-$2.50 


45" 


Plain or twill 


Tweed 

Tricotine 


S2.0O-S3.O0 
M.00-S7.50 


54" 
48"^" 


Plain or twill 
TwiU 


Venetian Cloth . . . 


$2.00-S3.00 


50"-S4" 


Twill 


Vbloob 


$3.00-*7.50 


54" 


Pile 


Voile 

Whip Cord 


ll.50-»2,60 
$1. 50-12.60 


44" 
44"-54" 


Plain 
TwiU 


ZiBELINE 


S2.50-$4.00 


54" 


TwiU 
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MATERIALS— CotU. 



o„„™ 


Ubk 


?;= 


it strong, twill-faced, woolen cloth, glossy 
surface 


Skirts, dresses 


Good 






^ Hard or soft finished woreted material. 


Dresses, suits 


Excellent, 


Plain colors 




wears shiny 


^ SmaU, even check in black and white 


Dresses, suits, 
coats 


ExceUent 


~" Soft, rough, coarse cloth, open texture 


Suitings 


Serviceable 


— Like gabardine, but woven with a double 


Suits 


Wears weU 


twill 






Woven with rounded twiU. Soft ma- 


Coala, suits 


Good 








—* Velvet-like, soft material, made several 


Coats, suits 


Good 


styles. Cashmere velour, made from 






Cashmere goat hair. Di^nal velour 






has diagonal lines running across 






Wool velour, made from woolen yam 






Worsted giaterial woven in open weave 


Dresaea 


Good 


a. Raised twill or cord running t^agonally 


Suits, skirts 


Excellent 


across face 






- Loosely woven; glossy surface, long 


Suits 


Good 


hairs on surface 
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Natural Silk 

Early history of silk culture. — As far back as the time of 
Noah, the Chinese were rearing silkworms and weaving 
silken garments. The origin of sericulture is credited to 
the Empress Si-ling-chi, the " Goddess of the Silkworm," 
who learned to rear the worms and reel the silk from the 
cocoons. This knowledge was considered so precious in 
China that it was a jealously guarded secret within the 
kingdom, and to take the silkworm eggs out of the country 
was punishable by death. Indeed it was two or three 
thousand years, long after silk was used in other countries, 
before its origin became generally known. Two monks 
are supposed to have been the direct cause of the spread of 
the silk industry. They smuggled some eggs to the Emperor 
Justinian in the hollow of their bamboo staffs. So from that 
time, 55 a.d., silk raising began to work its way through 
the Mediterranean countries — to Greece and Syria, to 
Spain with the Moors, and finally to Italy and France. In 
these last two countries it gained a foothold out of which, 
through six or seven centuries, has grown a leading industry. 

In America, the early colonists gave some attention to 
rearing silkworms, especially in Georgia. A good quality 
of silk was produced, but the quantity was not sufficient for 
home consumption, and by the time of the Revolution a 
large amount of silk was being imported. In the latter 
part of the eighteenth century silk raising was introduced 
into Connecticut, and in 1810 the first silk mill in America 
was established at Mansfield, Connecticut. A few years later 
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a sudden enthusiasm for sericulture swept over New England ; 
speculators invested fortunes in the business and lost them, 
for there came a blight on the mulberry trees, which put an 
end lo the enterprise. In recent years, where it has been 
attempted in various parts of the country, it has not achieved 
great success, partly because in an industry where so much 
band work is required. Western labor cannot compete with 
European or Oriental. 

Present status. — China, Japan, Italy and France lead 
in the production of raw silk. The north of Europe manu- 
factures rather than produces silk, and the United States 
imports and manufactures more silk than any other country. 
Paterson, New Jersey, is the chief silk manufacturing city 
in the United States. 

Life of the silkworm. — Many species of caterpillars 
produce silk. Some live in the open, feed mostly on the 
scrub oak, and make a variety known as wild silk. The 
species from which most of the silk of conmieree comes is 
the domesticated caterpillar, Bombyx mori, which is reared 
in cocooneries and feeds on the mulberry. 

This caterpillar, when it hatches from the e^, is a tiny 
creature about as large as the head of a pin, with a vora- 
cious appetite for mulberry leaves. Its appetite and its 
growth are commensurate, for in its short life of a month 
it increases its length at least thirty times and its weight 
perhaps ten thousand times. To allow for this rapid growth 
it puts on a new and larger akin four times. This change 
of skin is called molting. When it reaches maturity it is 
about three inches long, a velvety white worm with nine 
breathing pores that look like blaek spots down each side of 
its body. Now it stops eating, and the restless lifting of 
its head shows it is ready to spin. When brush or twigs 
are provided it throws out fastening threads and begins 
The thread that forms the cocoon comes out of 
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Fig. 62. — Moth Latino Eoob. 
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an opening near its mouth, and is really two filaments held 
tt^ether by a gummy coating. Back and forth it tiirows 
this thread in a figure eight, until three days later the worm 
has inclosed itself and is changing into a chrysalis. 

After fifteen or twenty days the chiysahs is ready to 
come out as a moth. It may not be allowed to do this, 
for the silk of a cocoon is broken if the moth emei^es, and 
is lessened in value. Most of the cocoons are heated to 
kill the chrysalis ; only those moths are allowed to emerge 
which are intended for reproduction. The moth is cream- 
white, and about an inch long. Only three days of hfe 
remain to it ; in that time the female moves very little, and 
lays several hundred eggs. 

The e^s are so small that it takes about forty thousand 
to make an ounce. They are laid on cloths, which are kept 
in a warm place for several days, then put in cold ston^e 
for six months, or until the season of mulberry leaf^e re- 
turns. A^n they are put in a warm room and incubated, at 
about 75 degrees. In twenty or t\i\rty days the tiny cater- 
pillars come out. The cocooneries in which the worms are 
reared are clean, well ventilated, roomy and quiet, for the 
silkworm is a difficult creature to rear, sensitive to noise, 
and subject to disease. 
., Wild silks. — Many species of caterpillars, other than the 
Bambyx mori, spin a cocoon from which a silken filament 
can be reeled. They are found in most countries of the 
world, but the best wild silk is gathered in Japan, China 
and India. The name Tussah or Tussur has been given 
to the Indian variety, but it is also used to include all wild 
silks. The food of these caterpillars that live in the open 
is seldom the mulberry, but often the oak, and the cocoons 
are placed in the trees, from which they are collected with 
considerable labor and expense. Owing to differences in 
species of the caterpillars, and the food they eat, wild silk 
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is seldom as l^ht in color as the cultivated, usually varying 
from cream to dark browB. As it is difficult to bleach and 
dye, it is used in its natural shades for pongees and sban- 
timgs. Pile fabrics, such as velvet and plush, are often 
woven of wild silk. 

The wild silk fiber is roi^her and coarser than the culti- 
vated. It makes a fabric of uneven texture, but generally 
of good strength. 

Raw silk, — Cocoon silk of whatever kind, before it is 
altered by manufacturing processes, is called raw. The 
first step in silk preparation is unwinding from the cocoons, 
or reeling. 

Reeling. — Reeling is still done by hand in some primi- 
tive districts, particularly in China, but the work is not 
so even as that of the steam reels or filatures. 



FlO. 64. — CROI8BUKEB. , 

The reeler soaks the cocoons in hot water to soften the 
gum, and removes the loose outer mass of threads. Then, 
taking a brush, he moves it over the surface of the cocoons 
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tmtil he finds the long continuous filaments from as many 
cocoons, generally three or four, as he wishes to unite in a 
single thread, and carries these up through a ring or guide. 
Just beyond the guide, this group meets a similar group from 
another set of cocoons, and the two are made to twist round 



each other for a few turns before separating and passing on 
to be wound on the reels. This and similar twisting de 
vices, called croissures, are designed to smooth and straighten 
the filaments, and cause those of each set to cohere more 
closely. Finally, in the winding on the reels, this cohesion 
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is made more perfect, as the softened gum is now hardening 
and holding the four or more filaments in one homogeneous 
thread. 

Reeling is a process which requires much skill, in order 
to produce a smooth, even and clean thread. As a rule, 
better reelii^ is done in Europe than in Asia, although 
Japan sends out a 
good grade of reeled 
silk. Reeled silk is 
sold in hanks as raw 
silk, and is advanc- 
ing in price at the 
present time. The 
probabilities are that 
it may double its 
former selling price, 
and reach about $8 
per pound. 
, Conditioning. — 
Raw silk has a great 
avidity for moisture, 
and will absorb 30 
per cent of its weight 
without appearing 
moist. As it is 
bought and sold by 
the pound, this 
weight of water is 
a consideration. 
Buyers in this coun- 
try require that the 
amount of excess 
moisture in raw silk 
be removed. This 



164 TEXTILES AND CLOTHING 

is done by silk conditioning houses. The skeins of silk are 
thoroughly dried in desiccators, weighed, and an allowance 
of 11 per cent for a normal amount of moisture is added. 
The resulting weight is the basis for purchase. 

Processes of manufacture. — The manufacture of silk be- 
gins in the United States with the imported reeled silk ; very 
Uttle silk is reeled in this country. Haw silk from the reels 
is not ready to be woven immediately into fabrics ; it is 
harsh, stiff and lusterless because of its coating of gum, and 
for certain purposes its threads need to be twisted to make 
them stronger, and to keep them from separating in the 
dye bath. 

Thromng. — The processes which convert the reeled silk 
into yarn or thread are called thromng. It is practically 
analogous to spinning. When the silk reaches the throw- 
ster it is weighed and examined. If the gum is to be softened, 
as is usual, the silk is soaked for some hours in warm soapy 
or oily water. After drying, the skeins are put on reels 
in a winding frame and wound on large spools or bobbins. 
The filaments are freed from dirt and adhering particles 
by being made to pass from one bobbin to another betweai 
two parallel plates, set so closely that there is just room for 
the silk to pass through. It is now ready for the mam 
processes of throwing. 

The bobbins are now placed in a doubUng frame. Dou- 
bling means bringing together as many single threads of silk 
as are required to make a thread of a given size. It is 
accomplished by carrying the threads from several bobbins 
through a guide and winding them on a single bobbin. 
The spinning machine then takes these collected threads 
and twists them. The amount of doubling and twisting 
depends upon the purpose for which the silk is designed. 
For example : 

Single threads of raw silk wound on spools with little or 



Fig. 67. — Silk DorsLiNO. 



no twist added are called singles. They are sometimes 
used for warp or filling in piece-dyed goods where the gum 
is removed after the silk ie woven. The giun holds the un- 
twisted filaments together in the weaving process, but if 
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dyed in the skein the threads would soften and separate 
in the dye bath. Cloth made from singles is soft and bril- 
liant. Pongee is an example. 

Combining two or more single reeled threads into a soft 
thread by a loose twist produces tram. It is used for filling 
yams, 

Orgarmne is deseed for warp threads, and is usually 
stronger and of better quality than tram. A right-hand 
twist is given a group of three to eight single threads, and 
two or three of these groups are then firmly held by a left- 
hand twist. 

A hard-twisted thread, either singles or tram, is used for 
cr^pe and chiffon fabrics. Sewing silk, machine twist, and 
the different kinds of embroidery silk have each a definite 
combination of threads and twisting. 

Degumming. — In the throwing process only a Uttle, 
perhaps 2 or 3 per cent, of the silk gum has beenremoved by 
soaking. Thrown silk because of its gum is harsh, wiry, 
dull, and not adapted to taking dye welt, nor weaving into 
soft, lustrous fabrics. The skeins are now placed in boiling 
soapy water and worked until the gum is dissolved and washed 
out. The process is sometimes called boiling off, or strippii^. 

If all the gum is removed, the scoured silk will have lost 
from 18 to 25 per cent of its original weight. Some silk 
is only partially stripped. Souple silk has about one-sixth 
of its gum removed; it is therefore less lustrous than if 
completely scoured, and is suitable for dull finished fabrics. 
Ecru silk has very little gum removed. 

Bkacking. — Following degumming, silks intended to be 
pure white are bleached. Sulphur fumes and hydrogen 
and sodium peroxides are the bleaches commonly used. 
For example the operation may be carried out by soaking 
the skeins in hydrogen peroxide and anmionia for acme 
hours, then washing. 
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Dyeing. — After degununing, dyeing is the next process 
for colored silks. Silk has a great affinity for dyestuffs, 
and also for solutions of metallic salts, such as the salts of 
tin, iron and chromium. These salts can be absorbed by 
the silk fiber in almost any amount. In the boiUog off, 
there has been a shrinkage in weight of perhaps 25 per cent ; 
for example, one hundred pounds of thrown silk may be 
only seventy-five pounds when it reaches the dyer. At 
a possible v^ue of $5 to $10 per pound, this constitutes a 
serious loss. If the silk is to be pure dyed, it goes directly 
to the dye bath, but in most cases the dy^r receives instruc- 
tions to make up the loss in weight by adding weighting 
to the silk before dyeing. A certain amount of weighting, 
perhaps enough to bring up the silk to its original weight, 
is legitimate if it is of such a nature that it does not injure 
the silk, but gives it body and finish. However, the ease 
with which silk can be doubled or trebled in weight, and 
the demand for cheap imitations of expensive pure silks, 
have brought about the common practice of loading silks 
to the limit of their fiber endurance. 

The tin salt known as stannic or tin chloride is most often 
used for we^hting, as it can be combined with all colors. 
The silk is passed through a bath of tin chloride, one dip 
being equal to about two ounces of weighting on sixteen 
ounces of silk. After washing thoroughly, to fix the salt 
on the fiber and remove any free acid, it ia placed in a solu- 
tion of sodium phosphate, which prepares it for absorbing 
more of the tin salt. After washing, it is again dipped in 
the tin bath, from which it takes up more weight. Finally 
it may be treated with a silicate bath. These dippings and 
washings are repeated until the required weight is reached. 
For some purposes, such as the filling for cheap black gros- 
graios, twelve ounces of thrown silk may be delivered as 
forty ounces of dyed silk. 
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With the exception of black, the coal tar or artificial dyes 
are commonly used. The best black ia produced' on silk 
by the natural dyestuff logwood, fixed on the fiber by mor- 
dants of iron nitrate and tannin. A mordant is a substance 
which fixes the dye on the fiber by making a chemical com- 
bination with the two. The silk passes through the moiv 
danting solutions, then into the logwood bath. While the silk 
is being mordanted, weight is added by absorption of the iron 
nitrate. Here tin is frequently added to increase the 
we^ht. 

When excessive weighting is practiced, it is as a rule on 
dark-colored, stiff silks of the taffeta variety, and on silks 
dyed in the skein, although piece-dyed silks are now being 
weighted to some ejctent. Soft silks, such as foulard, 
liberty and crfipe de chine, seldom carry a large amount of 
weighting. While all metallic salts in excess cause an undue 
strain on the fiber by their sheer weight, salts of tin esjie- 
cially act as cutting edges when they crystallize, and the 
silk garment soon splits in its folds. The continued action 
of sunlight and perspiration both have a rotting effect on 
silk weighted with tin. 

While it is difficult for the manufacturer to put a piire 
dyed or unweighted silk on the market in competition with 
the fiood of cheaper weighted material, still the consimier 
who is wilhng to pay the price for the better article can 
generally find it. It is the demand for cheap silks that 
fosters the practice of weighting them. A sample of any 
silk bought by the yard can be tested for weighting by a 
simple method described in the next chapter, therefore the 
purchaser can protect herself i^ainst busdng goods which 
are practically worthless because of excessive we^hting. 

Printing. — Printed silks are popular at present. Fou- 
lards, sport silks, and any other silk fabric having a design 
which is not structural, are printed. The three methods 
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in use for printing silk are the same as those described in 
the chapter on cotton. 

After printing, the cloth is steamed to set the color, 
washed in large quantities of water to free it from excess 
dyestuff, and either dried or sent throi^h finishing processes. 

The clouded effect of Dresden ribbons is produced by 
printing the design on the warp threads before weaving. 

Weaving. — Except for some special fabrics, the process 
of weaving silk is similar to that for other textiles. The 
warping is done by placing four or five hundred bobbins 
on a creel, and unwinding from this upon a warper reel. 
As many yards of silk are wound upon the reel as will be 
required to make the length of the finished piece — that 
is, from three to six hundred yards for dress materials. 
From the warper reel the silk is wound upon the warp beams, 
and the harness is threaded. Some special effects are 
produced in the following ways : 

Brocades are made on the Jacquard loom. The pattern 
is given a raised surface on the right side of the goods. 

Velvets and plushes are woven with long loops which are 
cut to make a pile nap, 

Crfipe de chine has a plain weave, with the warp threads 
partly right and partly left twisted. 

Bengaline, ottoman, grosgrain, poplin, Terry velvet, faille 
frangaise and peau de soie use ribs and cords for their effect. 
Bengaline, for example, has filling cords of wool or cotton 
covered with the silk warp. Peau de soie is an all silk fabric 
with a very fine ribbed eftect running filling ways. 

Finishing. ■— The finishes given to silk are too varied and 
technical to be described in detail. Yams may be soaked 
in dilute acid to give scroop and gloss, gassed to burn off 
protruding ends, wrung and stretched to soften, or stiffened 
with gums, starch or glue, a process called sizing. Cheap 
grades of silk are usually well sized. Some silks, such as 
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grenadines, are saturated with sizing; some merely have 
their surface sprayed by a machine resembling an atomizer. 

Woven silks may have special machine treatment. Steam 
cylinders dry and straighten them; breakii^ and rubbing 
machines soften them. Cheap thin silks become too flimsy 
if put through softening machines, but good firm cloths are 
improved. Metal rollers give a bright or soft finish, as 
desired ; tentering machines stretch to uniform width ; 
and many other general and special treatments are given. 
Velvets are steamed, and the luster of panne velvet is pro- 
duced by pressing. The moir^ finish is given by the imeven 
pressure of engraved rollers. Taffetas undei^o numerous 
special finishes, includii^ immersing in dilute acid to give 
scroop and luster, treatment to prevent spotting with 
water, and pressure under hot rollers. 

Waste silk. — In the silk industry there is always a 
considerable part of the product which does not give long 
threads suitable for reeling. This is classed as waste silk, 
although it is not waste ia the sense that it has no market 
value. A better term is spun silk, for the reason that the 
filaments have to be carded and spun like cotton before 
they can be woven. Waste silk comes from the following 



1. The tangled silk on the outside of the cocoon. This 
b called fioaa silk, and is of good quality. 

2. The tough inner skin of the cocoon, left after reeling. 

3. Imperfect cocoons, pierced by the emei^ng of the 
moth. 

4. Wild silks that cannot be reeled to advantage. 

5. Machine wastes from reeling, throwing and other 



Manufacture. — Silk waste goes to the manufacturer in 
bundles of cocoons or of loose threads, as the case may be. 
Before the threads can be opened up the gum must be re- 
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moved. This is sometimes done by putting the silk in open 
mesh bags and boiling in soapy water until the dissolved 
gum washes out through the bag. Another method, called 
schapping by the French, removes the gum by fermenta- 
tion brought about by soaking the silk in tepid water for a 
week. Dilute acid or alkaline solutions are abo used as 
gum solvents. 

After the silk is freed from gum, the filaments are separated 
by beating or tearing open, and formed into a sliver by 
carding or combing. They then pass through the drawing 
and roving machines and reach the spinning frame or mule, 
where they are twisted into thread — singles, two-ply or 
three-ply yarn, according to the doubling and twisting 
that is given. 

At this stage, spun silk has a roi^h, dull surface because of 
protruding ends. Luster is given by singeing these in a 
gas flame. 

Uses. — Spun yams are used for filling in silk fabrics, 
for warp velvets, knitting yams, dress trimmings, linings, 
elastic webbings, hosiery, sewing silk, lace, plushes and 
insulating materials. 

The United States uses large quantities of spun silk. 
Importations of silk waste have amounted to about 6,000,000 
pounds yearly. 

FimBhed products. — Yard goods. — Silk is preeminently 
a textile for dress materials, by reason of its beauty of sheen 
and color, light weight and natural endurance, A list of 
silk fabrics can be ■ found at the end of the chapter. It 
comprises plain, figured and corded silks, brocades, satins, 
velvets and plushes. No other material can command 
such a high price: the coloring, design and workmanship 
of some brocades, for example, make a garment of them worth 
many hundreds of dollars. Silk upholstery materials also 
come in a wide range of fabrics, some of them commandii^ 
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a high price. Tapestries have been and are beii^ made 
which are of lasting value as works of art. 

Knit goods. — This class of silk goods includes gloves, 
hosiery, underwear and sweaters. As is well known, these 
articles are more expensive, but in most cases far more de- 
sirable, than their cotton or wool equivalents. Underwear 
of silk to be worn next the skin is ideal in that it is cleanly, 
and has good heat-regulating properties. The jersey weave 
is also largely used for silk petticoats. 

Underclothing. — Crgpe de chine and other soft silks are 
much in vogue for chemises and night dresses. When of 
good quality they give good satisfaction. Taffetas are 
almost universally used for silk petticoats. Stiff taffetas 
wear poorly for this purpose, and do not justify the expense. 
Soft taffetas generally wear better. 

RibboTis. — As early as the eleventh century ribbon weav- 
ing was established at St. Etienne, France, and this town 
still leads in the industry. A ribbon loom is so arranged 
that from two to forty webs can be woven simultaneously 
on it. 

Ribbons are found in the following varieties : 

1. Taffeta, both plain and moir6. The moirg effect on ribbons 
may be p«naanent, produced by the moirSing machine, or a more 
superficial finish. 

2. Grosgrain. A cross ribbed grosgrain with a cotton cord woven 
in for strength is used for watch ribbons. Satin grosgrain comes 
in different widths, for tie laces, hat trimming, etc. 

3. Satin. 

4. Messaline. 

5. Velvet, in colors or black, and with satin or silk back. 

6. Novelty ribbons, including Dresden and brocaded effects. 
The maximum width ia about twelve inches, and the maximum 
price about $10 to $12 per yard. 

7. Kcot edge ribbons, in plain ribbed or novelty weaves. 

S. Wash ribbons, usually in narrow widths tor use in underwear. 
■9rhe numbering of ribbons according to width is not standardized 
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above No. 12. Below tliat oertaia widths are kaown by numbflra, 
as, one-half inch wide is No. 2 ; oae inch wide, No. 5 ; one and ono- 
half inch, No. 12. 

SUk threads. — This country excels in the manufacture 
of this line of silk goods, and inunense quantities are pro- 
duced for home consumption and export. The principal 
varieties are sewing silk and machine twist, but embroidery 
and crochet silk, Persian and Roman floss, dental floss and 
surgeon's silk are some of the many kinds that are made to 
meet special uses. 

Sewing silk is made by twisting two groups of threads, 
then combining these two groups with a twist in the opposite 
direction. Machine twist uses three groups in the same way. 
Embroidery silk is made by slightly twisting a number of 
untwisted threads, then doubling and twisting loosely in 
the opposite direction. 

Miscellaneous. — Large quantities of silk are tised for 
neck-wear, dress trimmings, embroideries and laces, um- 
brellas and parasols ; and for insulating materials, filaments 
for incandescent lights and other scientific tuid commercial 
needs. 

Artificial Silk 

For tUmost two hundred years the possibility of producing 
a substance similar in most respects to cocoon silk has en- 
gaged the attention of chemists. The problem required 
the discovery of a substance which could be pressed out 
through capillary tubes in the form of a filament having 
the properties of the natural product. Working in dif- 
ferent wayB, but with the same main idea in mind, several 
chemists in the latter part of the nineteenth century suc- 
ceeded in making a form of artificial silk. Of these, Char- 
donnet, in Besangon, France, was the first to make ' 
invention practical, and his silk is one of the leading va^ 
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ties of commerce toKlay. It is of the type known as 
nitrocellulose silks. 

Varieties of artificial silk. — NitToceUvlo&e sUk. — This 
is produced by treating cellulose in some form, usually 
piuified cotton waste, with a combination of nitric and sul- 
phuric acids of a certain strength and temperature. The 
product is a nitrated cellulose. Gun cotton is a similar 
product. After pressing out the excess acid and washing, 
the compound is dissolved in a mixture of alcohol and ether, 
and becomes collodion, a well-known aubstance which hardens 
on exposure to the air. From the reservoir in which it is 
stored it is forced through capillary tubes, so small that the 
outcoming filament has approximately the diameter of true 
silk. As the thread reaches the air it solidifies, and is carried 
to a bobbin and woimd in skeins. It is still far from being 
a textile fiber, as it is highly infianunable and lacking in 
strength. It is now given chemical treatment which deni- 
trates it and turns it back practically into cellulose, in a 
new form which has strength, flexibility, fineness and more 
luster than natural silk. 

Cuprammonium silk. — A similar product is made by 
dissolving cellulose in amraoniacal copper oxide, making 
cuprate or cuprammonium silks, known in Germany and 
elsewhere as GlanzstofF. 

Gelatin sUk has been made by forcing a water solution of 
gelatin through capillary tubes, drying the filament, and 
treating it with formaldehyde, to make it insoluble in water. 
It has little commercial value. 

Viscose silk. — Chardonnet and cuprammonium silks are 
manufactured in England and on the continent of Europe, 
but in the United States a variety known as viscose silk is 
exclusively produced. In its preparation wood pulp is 
ground with solid caustic soda, and mixed with carbon 
bisulphide. The resulting mass is a plastic, viscous sub- 
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stance known as viscose. It can be made into moldings, 
artificial leather and other substances, but its chief use ia 
for making wood fiber silk. The viscose is dissolved in 
water, filtered and forced through platinum capiliaiy tubes 
under great pressure. Passing directly into a bath of am- 
monium and sodium sulphates, it is hardened. After bleach- 
ing and further finishing, the silk is ready for the market. 
It ia of good quahty, and more brilliant than natural silk. 

Properties of artificial Bilk. — Except for its high luster 
and aflSnity for dyes, artificial ailk does not yet rival the 
natural product in its properties. It is harsher and less 
elastic, somewhat coarser, and has been about one-third 
as strong. A serious drawback has been that it is weakened 
by being wet, but its strength, both in the dry and wet 
condition, is being increaaed by improved methods of 
manufacture, and it now stands washing fairly well. 

Uses. — Artificial silk is entering all branches of silk 
manufacture. It is woven into dress goods, either alone 
or in combination with silk or cotton. It is knit into sweaters 
which have great vogue because of beauty of color and 
luster. Attractive " plated " hosiery is made of viscose 
or wood fiber silk on a cotton foundation. These stockings 
are much cheaper than natural silk, are far more durable 
than the medium grades of the latter, and stand washing 
very well. Dress trimmings, men's ties, ribbons and em- 
broidery silk are some of the other ways in which artificial 
silk is employed. 

Production. — In 1912 the artificial silk output for the 
world was over 8000 tons, valued at about $39,000,000. 
Since then its production has increased rapidly. 

Other silk substitutes. — In Madagascar a spider is found 
which spins a silky filament which can be utilized, and in 
Sicily a shellfish produces what is called Pinna silk, used 
locally for making articles of wearing apparel. 
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Several plants and trees, for example the milkweed and 
some of the tree cottons, produce silky filaments called 
vegetable silk. This silk has textile value for stuffing pil- 
lows and other upholstery and decorative uses, but as a 
rule is too weak for weaving into fabrics. 

QUESTIONS 

1. Give an account of the early history of silk culture and ita 
introduction into Europe and America. 

2. Describe the appearance and life of the caterpillar which 
produces cultivated silk. 

3. Give differencea between wild and cultivated silk as to 
origin, appearance and use. 

4. Describe the work of the silk reeler. What is the character 
of the reeled thread? 

5. Why does silk have to be "thrown"? What are the 
principal operations of throwii^? 

6. Distinguish between singles, tram and oi^auzine, and give 
a use for each. 

7. What changes in silk does degumming effect? 

8. Whatsis weighted silk? Why does it usually wear badly? 

9. Give the manner of weaving the following : Brocade, velvet, 
orSpe de chine, beugaline, peau de soie. 

10. What are the sources of waste silk, and why does this silk 
need special machine treatment? 

11. Give illustrations of the wide range of uses to whidt manu- 
factured silk may be put. 

12. Give the method of making viscose silk. 

13. Compare artificial and natural silk as to physical properties. 

14. In what fields is artifloial silk competii^ with the natural 
product? 

Questions and Phoblxmb for Purtheh Stodt 

1. Consult encyclopedias and other sources of information, and 
write papers on : 

a. The early history of silk culture in America. 

b. Silk manufacture in the United States at the present time. 

2. Collect samples and learn to know at least ten silk fabrics by 
name, weave, general appearance and appropriate uses. 
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N„. 


PHie« 


W.«n 


Wba»b 


Armube 


$2.75-«.O0 


39" 
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$4.50 


40" 


Twill 


Bbnoaunx, P1.AIN . . 
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22"-36" 


Plain cord 
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27"-36" 
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Bbocade Satin . . . 
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27"-»" 


Figure 


Brocade CoAiutEOBB 


S3.50-$6.00 


40" 
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40" 


Plain 


Chhton Cloth . . . 
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27"-45" 


Plain 
TwiU 
Plain 


Cbepb Chahmbusb . . 
Crepe, op Chine . . . 


S2.50-$4.50 
S1.50-$3.50 


40" 
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Cr£pe Meteor . . . 
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TwiU 
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Plain 
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Un 
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Heavy silk, small ridgy pattern like 


Dresses, 
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trimming, 
millinery 




Smooth satin surface, high luster 


Skirts, sport 


Wears weU, 




suits 


washable 


Smooth fabric with rounded .silk cord 


Dresses, 


Good 


like poplin 


trimming, 
millinery - 




Soft and heavy fiUing, surface reflects 


Dresses, 


Good 


UsJit in points 


trimming, 




S/Pattem in relief. Woven on Jaequard 


millinery 




Dresses 


ExceUent 


loom 






Soft, rich, droopy, piece-dyed fabric 


Dresses 


ExceUent 


with dull luster, woven pattern 








Veils, trim- 
mings, waists 


Fair 


like chifEon, but heavier in weight and 


Waists, etc. 


Good 


more durable 






Soft taffete 


Dresses, waists. 


Good 


V'Thin, highly finished lustroua silk 


Gowns, waists 


Good 


Ipi^ft, light-weight silk of China, Japan 


Linings, waists 


Excellent, 


and India 




washable 


Soft, rich, piece-dyed fabric, dull luster 


Dresses 


Good 


^Serviceable, dull, soft silk, thread twisted 


Dresses 


ExceUent, 






washable 


VThin gauze silk crflpe 


Waists, sleeves 


washable 


like cripe de chine on wrong side, soft 


Dresses 


Excellent 


twill satin on the other 






AH silk heavy groagrain with hard 


Dresses 


Good 


twisted filling 






like crBpe meteor, but softer and more 


Gowns, waists 


Good 


lustrous 






Surface in Uglit ridges 


Dresses 


Good 


V Soft, thin, figured silk. Plain twilled 


Dresses 


Excellent, 


foulard is silk serge 




washable 


Very thin, light, open work fabric, some- 


Dresses, cur- 


Fair 


times cotton 


tains 
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Khaki Kool . . . 
LiSBB (Cr^pe Libse) 

LoUISiNE 



Moire .... 
Pbau de Ctonb 
Peau de SoiG . 



^OUgEE 
POPUN 



PfRSIAN . . 

Radium Silk 



S1.25-SI.50 

S3.S0-S5.60 

S3.50-S4.50 

Sl.75-S4.00 

S1.00-$3.75 

25 1 
Sl.25-S4.00 

S2.5(h«5.00 
$1.26-82.25 
$3.50-S4-26 
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S3.50-S6.00 
S3.5O-S6.O0 

82.00 
$1.75-S2.60 



36" and 72' 

36"-40" 



MATERIALS— Con(. 





Uii 


^S^SJ? 


Cloth with ailk warp and worsted filling 


Umbrellas 


Excellent, 
durable 


Thin open-weave silk, aometimee figured 


Dresses 


Excellent 


^ght corded silk of semi-du]) finish 


Dresses, coats 


Great dura- 
biUty 




Waists 


Excellent, 


Heavy sizing on warp and fiUing, 






afterwards boiled out 






Lustrous, soft finished, closely knit 


Sport suits 


Wears weU 


fabric 






Heavy ribbed silk for sport wear, 


Sport suits 


Good 


printed pattern 








RuchingH, 

trimmings 


Fair 


Silk with coarse meshy suriace like 


Dresses, waists 


Excellent 


basket weave 


MilUnery 
Dresses, ribbons 


Fair 
Good 


lAce netting with bexagonal mesh 
-Twilled back satin finish light weight 








of Roman Emperor Claudius 






^Watered or clouded silk, effect produced 


Skirts, suits, 


Excellent 


by heavy pressure and heat 


ribbons 




Soft highly finished silk much like peau 


Dresses 


Excellent 


desoie 






SUk woven like grosgrain but with rib so 


Dresses 


Excellent 


fine that it produces plain woven face 






with satin effect 






''Thin soft silk woven from natural un- 


Dresses, waists. 


Excellent 


colored raw silk. Product of silk 


suits 




worm that feeds on oak leaves 








Dresses, skirts. 


Excellent 


ing. A corruption of French Pope- 


suite 




line introduced during the early part 






of the sixteenth century at Avignon 






Lcmg pile fabric of velvet class 


Coata, curtains 


Good 


Soft thin silk formerly used for linings 


Gowns, linings 


Fair 


Thin lustrous silk 


Waists 


Good 


Rou^ silk of irregular threads. Like 


Dresses, suits. 


Not very 


Pongee 


coata 


durable 

.1,. 
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w,™ 


WHAYI. 


Satin 


$2.0O-»3.0O 


36" 


Satin 


Satin db Chine . . . 
Skinnxb's Satin . . . 

Shantdno 

Tatfbta 


»2.00-S5,00 
«1.75-»2,25 

S1.50 
«1.50-$2.25 


40" 
36" 
33" 

27"-40" 


Plain 
Satin 
Plain 
Plain 


Taffbta, PoasT Willow 


82.50-»4.60 


40" 


Plain 


Tbicolette 


$6.50 


36" 


Knit 


TOB Silk 


$1.35 


36" 


PlUk 


TUUJB 


$2.00-$2.50 


3ydfl. 








18"-42" 
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CHAUCTm 


u« 


QniUTT 


H%h gloHH, soft, heavy and light 


Dresses, suits, 
coats 


Good 


Soft drapy satin with ertpe-like finish 


Waists, dresses 


Good 


Heavy satin, cotton back 




Excellent 


Heavy grade of natural pongee 


Suits, drapery 


ExceUent 


One of oldest silks known derived from 


Dresses, waists, 


Fair 


Persian Taffeta. Thin silk, glossy 


suits 




Like Taffeta but softer and more lus- 


Dresses, waists 


Good 


trous 






Heavier than Jersey cloth 


Dresses and 
sport sui4« 


Wears weU 


Thin silk that wiU wash. UsuaUy 


Waists 


ExceUent 


striped 






Kind of thin openwork silk net 


Neckwear, 

veiling 
Coats, tlTin- 


Fair 


Closely woven pile fabric 


Good 




minga, suits 
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CHAPTER VIII 

TEXTILE TESTING 

Why textile testing is necessary 
Nature of tests 
Recording the testa 
Analysis of fabrioB 

Beginning the study 

Weave 

Weight per square yard 

MtcroBcopic tests 

Physioal differentiation teats 

Chemioal differentiation tests 
Removal of dressing 
Weighting of silk 
Fastness of dye 
Shrinkage 

Wlky textile testing is necessary. — A practical use of the 
study of textiles in the preceding chapters b the aid it 
gives in purchasing. To be a good purchaser of textiles, 
one should know something more about materials than their 
outward appearance. So far in this book we have considered 
the name and appearance of typicaLfabrics, the price, width 
and reputed cfiijtent, the y gftve, weari^ quaUty and use. 
Only the perfect fiber, the typical weave and the pure 
fabric have been dwelt upon. Actual analyses of fabrics 
reveal sharp differences between them ; the different classes 
of material subdivide into grades of value. Some fabrics 
are ftriiilt.erft t.eH with infprinr fibftrs, not always uiStcated 
by appearance or price; inferior weaves are foimd con- 
184 — __^ 
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cealfid.^' surface dressings ; the fiber itself, though pure, 
may be OTSUch poor qii^ty that the weave it makes will 
not stand the strain of wear. So it is quite as necessary 
to use tests for the purity and value of textile material, 
in order to purchase wisely, as it is to know the name and 
general characteristics. Even an expert cannot always 
judge material by the look and feel, and unless the consumer 
assures herself by test that the material she is about to buy 
is a good return for her expenditure, she has no guaranty of 
it except the uncertain ones of the reliabihty of the store and 
the price. Salespeople seldom know the content of all 
their goods, and sometimes unintentionally misrepresent 
them. In one store of good standing a salesman assured 
a customer that a grade of toweling was linen and cotton, 
when it was all cotton, and that another grade contained 
cotton, which proved to be all linen. Many purchasers 
would be misled by the statement of a salesgirl in a reliable 
store, that all baby flannel contained cotton. 

There is evident need of l^slation providing for the proper 
labeling of textile materiab, but repeated efforts in Con- 
gress have failed thus far in framing a law which will fit all 
cases and be just to both manufacturer and consumer. 

In these present times, when prices of wool, silk and 
linen are soaring, the cheaper cotton is used more than ever 
in combination or as a substitute. One mill alone, in the 
past year, has Increased the number of looms using a cotton 
warp with a wool filhng from 31 per cent to 77 per cent. No 
objection can be made to this use of cotton provided the fact 
is known, and the fabric sells for what it is, at a suitable 
price. However, so much skill is shown by manufacturers 
in conceaUng cotton in a mixed weave, or in giving it the 
appearance of wool, that it is a matter of ordinary good 
sense for tbe purchaser to saf^uard herself by a few simple 
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Nature of tests. — For ordinary purposes, the tests neces- 
sary to analyze a fabric and get a sufficiently accurate 
knowledge of its value are simple and do not require elab- 
orate apparatus. The tumblers and agate pans of the 
kitchen may be substituted for the flasks and crucibles of 
the school laboratory. It is of more value to most students 
of textiles that they get a working knowledge of a wide 
range of materials, than it is to perform difficult quantita- 
tive tests on a few. 

Recording the tests. — To be of value for reference, 
samples of the fabrics studied, with the results of the analyses, 
should be kept in permanent form. The card catalogue 
method is probably most conveniient. Several samples of 
such fabrics as have a wide range in price should be studied 
and catalogued, in order to be representative, and show the 
relation of price to satisfactory quality. For example, the 
material known as shepherd check has been sellii^ from 
49 cents to $4 per yard. On analysis, it is found that at 
a certain price the material will be about three-fourths 
cotton; going up the scale, half cotton; a little better 
grade will be all wool, but light and sleazy, and so on. Then 
comes a grade which answers all the tests satisfactorily and 
is reasonable in price. The catalogue records this as a 
standard, and adds one or two higher grades for comparison. 
Materials for study may be bought in small quantities and 
divided among a group, making the cost small for each 
student. When the catalogue is complete as to the repre- 
sentative materials on the market, it will be found a time and 
money saver. A reference to it before a shopping trip often 
saves time in making decisions in the stores ; as a money 
saver, it presents a range of material wide enough to suggest 
a choice between high-priced or equally serviceable moderate- 
priced fabrics for the suit or dress. 

Analysis of fabrics. — The main points in the study of a 
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ifabric are the fiber content, the kind and quahty of the weave, 
Jthe dressing, weighting or other finiahii^, and the ques- 
ftions of fading, spotting and shrinking. The following 
outline of headings is st^^ted for a typical card record : 

Drkbb Material 

Name Charaoter of material 

Price Width Cost per square yard 

Place and time of purchase 

Weave: Kind Picks Ends Quality 

Weight per square yard 

Fiber : Warp Filling Quality 

Dressing or weighting 

Fastness of dye 

Shrinkage 

Uses 

Remarks (standard quality, below standard, etc.) 

Beffinning the study. — Following the name of the material, 
the general character is noted, as for example woolen or 
worsted goods, heavy or light weight, lustrous or dull ap- 
pearance, harsh or soft feel. 

J The feel of material is a guide to its content. Cotton 
feels soft and inelastic; all wool material is springy and 
elastic; silk also is elaatic but smoother than wool; linen 
is inelastic and has a firmer,- stiff er feel than cotton. 

The price per square yard is figured, as a basis of com- 
parison with other priced materials of the same kind. This is 
an important point ; the inexperienced purchaser is apt to 
compare fabrics as to price alone, while often the higher priced 
of two samples will figure lower per square yard and cut to 
better advantage, because of its width. As an instance, a 
silk 24 inches wide at $1.10 per yard costs 15 cents more per 
square yard than the same tnaterial 42 inches wide at $1.75. 
Weave. — A linen tester or pick glass is necessary for a 
study of weaves. By it are determined ; 
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1. The kind of weave, whether pltun, twill, satin, etc. 

2. The number of picks and ends, which indicates the 
relative density and durability. This is done by countii^ 
the threads running each way in the half inch or inch square 
magnified by the glass. In comparing materials, if the yams 
are of the same size and quahty, the fabric which has the 
highest counts is the most durable. It is especially impor- 
tant to use this test for standardizing sheeting, underwear 
muslin, and table damask. 

3. The charade of the yam. — First, whether single, 
t wo-ply or thre e-ply. Strength of yam is proportional, 
as a rule, to the amount of twist. Second, whether carded 
or combed. Third, as to the length of the fiber. Quahty 
is directly connected with this. Loi^ fibers give strength, 
short fibers and Hocks give a weak weave. 

The quality of the loeave is further determined by the 
following tests : 

(a) Separate the warp and filling threads and test the 
strength of each separately. 

(6) Place the thumbs close together on the material, 
and holding it firmly, press downward. Test in both direc- 
tions of the cloth. If it gives badly, it will not stand strain 
in the garment. An expensive broadcloth may be sheared 
so close that it is easily split; a thicker broadcloth will 
be stronger if the fibers are of good quality ; on the other 
hand, some cheaper thick broadcloths are weak because 
made of short-fibered shoddy. 

(c) Try whether the threads of warp and filling move 
easily, or run a needle in a fold of the cloth as if making a 
tuck, and pull away from each side. If the needle punc- 
tures widen into holes the fabric will pull at the seams. 

(d) Notice any peculiar construction of weave. A dimity 
or crossbarred muslin breaks along the line of the heavy 
cord ; a corded material such as bengaline frequently has 
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its. light weight warp threads cut or frayed by the heavy 
filling cords ; long floats, as in some pattern fabrics, soon 
break. 

(e) Test the strength of muslins and similar cotton goods 
by tearing slightly at the edges. 

(/) Hold the material to the light and note evenness of 
thread, closeness or looseness of weave, and evidence of 
filling substances such as starch. 

Weight per square yard. — This may be found by weigh- 
ing a small square of the cloth which has been accurately 
measured and cut, and estimating from it the weight of the 
square yard. Interesting comparisons can be made between 
different grades of the same material, e.g., in broadcloths, 
gabardines and serges. Conclusions from this test as to 
comparative values are modified by many factors, such as 
dressii^ and weighting, introduction of cotton in wool or 
silk material, and fineness or coarseness of yams. 

The analysis of the fibers is the most detailed branch 
of textile testing. It includes microscopic, physical and 
chemical tests. 

Microscopic tests. — The typical appearance of the textile 
fibers, as given in Chapter I, should now be reviewed in 
connection with the study of the kind and quality of the 
fibers in the fabrics analyzed. The microscope shows 
better than any other means the identity of a fiber and its 
quality. It is often the only sure method of identifying 
linen. In the laboratory it should be used in preference to 
chemical tests for hnen analysis, and it is also helpful in 
distinguishing between cotton and mercerized cotton, and be- 
tween cultivated and wild silk. 

The temporary mounts for the microscope are made by 
placing two or three individual fibers in a drop of water 
on the glass slide, and covering with a coverglass. Permanent 
mounts are made with Canada balsam. 
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Physical differentialion tests. — It is not necessary to 
apply every one of the following tests to a given raaterial, 
but the evidence of several should be taken. 

1, Tearing. — Tear the . material. Cotton tears more 
easily than linen, with a shrill sound, whereas linen gives 
a dull sound. The same differences are found between 
silk and wool, silk tearing more easily, with a shrill sound. 

2. Breaking. — Hold a piece of the yarn between the 
thumbs and first fingers, and with a steady pull break apart. 
Observe the parted ends. Cotton fibers curl in all direc- 
tions; hnen fibers appear straight, pointed and parallel, 
with uneven ends, Wool fibers are kinky and stiff; silk 
is straight, fine and lustrous. 

Chemical differentiation tests. — 1. Burning. — (a) Bum 
the ends of several threads of the warp and fiUing In the fiatne 
of a match. Notice differences in the manner of burning 
and the residue. Cotton, mercerized cotton and Unen 
burn quickly, like paper, and leave very little white or 
gray ash. Artificial silk flashea up even more quickly. 
Wool and silk bum slowly, and char to a black gummy 
ball. Both give the characteristic odor of animal matter 
when burning ; in wool it is that of burning hair. If the silk 
is weighted with mineral salts, it will not ball up nor be 
consumed, but will keep the shape of the fabric after the 
flame has died out. 

Repeat the tests, first untwisting the ends of the yams 
to expose all the fiber content. Does the burning show 
any combination of animal and vegetable fibers in a sii^le 
yarn? Cotton may be carded or combed into wool before 
the yarn is spun ; it may be entirely concealed in the core 
of a yam which has wool for the outer covering or veneer ; 
it may be introduced for the sake of dyeing effects as an 
occasional thread in novelty materials, covert cloth, etc, ; 
in corded material it frequently makes the fiUing cwd ; 
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in mixed goods it is often used for the warp, with a wool 
filling. 

(b) Bum a sample of wool material in a dry test tube. 
Hold a piece of moistened red litmus paper in the mouth of 
the tube. Ammonia given off in burning will turn the litmus 
blue. Moisten a roll of filter paper in a solution of lead 
acetate and hold in the fumes. Wool contains sulphur, which 
is deposited on the paper as silvery black lead sulphide. 

Take another test tube and repeat with silk. Silk gives 
the ammonia test but does not contain sulphur by nature. 
If lead sulphide is formed it is due to sulphates used in . 
the weighting, and the deposit is not so marked as in the 
case of wool. 

Repeat with cotton or linen. The odor is like burning 
wood. Hold a piece of moistened blue litmus paper in the 
mouth of the tube. It turns red, due to a volatile acid, 
impure acetic, which is given off when vegetable fibers are 
burned away from direct contact with air. 

2. Action of Alkalies. — (a) Place a sample of wool, 
silk and cotton or linen in a porcelain or agate di^b and 
cover with a solution of caustic soda of about 5 per cent 
strength. Gradually heat to boilii^ and observe which kind 
of material is destroyed. Could this alkali be used to 
separate animal and vegetable fibers in a mixture? Boil 
another set of samples in a strong solution of laundrj- soap 
for fifteen minutes. Is the wool or silk made tender? 

(h) Repeat the test, using samples of white material, 
and covering with a 5 per cent solution of washing soda. 
Boil for five minutes. Remove, wash and observe any 
changes in the material. Should washing soda be used in 
laundering wool or silk? 

(e) Repeat with white materials, and a 5 per cent solu- 
tion of borax. Does it have the same effect as washing 
soda on wool or silk? 



— Mixed Wool and Coiton FASRica Tbbatkd with Cacbtic 
The origiiial material ami the cotton residue are ehown. 
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3. Action of Acids. — (a) Arrange a combination of 
samples as before, and cover with 40 per cent hydrochloric 
(formerly called " muriatic ") acid. Do not heat. Note 
which kind of material is affected, and the time required 
for complete destruction. How might this acid be used 
in fabric analysis? 

(6) Repeat, using strong sulphuric acid, and samples of 
both cotton and linen materials of about equal weight. 
Do not heat. (This test and the followii^ are not suitable 
for home trial.) Which materials are destroyed, and in what 
time? Did linen or cotton succumb more quickly? The 
strength of the fabrics in the solutions may be tried from 
time to time by manipulating them with glass stirrii^ rods. 

(c) Repeat with white materials, using nitric acid of about 
50 per cent strength. Which class of materials becomes 
colored? Which disintegrates? 

(d) Repeat with 20 per cent acetic acid. Is there any 
destructive effect? 

4, Color Tests. — (a) Nitric acid, as shown above, 
colors wool and silk yellow, while cotton and linen remcun 
uncolored. Like other color tests, it is useful only on white 
or light colored material. In all such tests the material 
should be fringed to a depth of a half inch or more, both 
warp and filling ways. The color change then shows to 
advantage, particularly if the warp is cotton and the filling 
wool or silk. These tests are misleadii^ if cotton is used 
as a core in wool or silk yarns, as it will not appear unless 
the end of the yam is untwisted before the test is made. 

(6) Moisten a fringed sample with Millon's recent ' and 
heat gently. Anim^ fibers are colored red; vegetable 
fibers are not colored. 

' Prepare MiQon's reagent by dissolving 100 grama of mercury in 71.6 cc 
of nitric acid of 1.4 specific gravity in the cold. When action cease*, add 
twice the volume of cold water. 
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(c) Stain a frii^d Bample with picric acid. Animal 
fibers are colored yellow ; vegetable fibers are not colored. 

5. Alkali Separation of Animal and Vegetable Fibers. — 
This test is applied to any wool or silk material, to determine 
whether it contains cotton. Linen is not considered as & 
possible adulterant, being too expensive. Boil a sample 
of the material for ten to fifteen minutes in a 5 per cent 
solution of caustic soda or caustic potash (sodium or po- 
tassium hydroxide). If the testing is done at home, a 
solution of Babbitt's lye in the proportion of a tablespoonful 
to a pint of water will answer for the alkali. In boilii^, 
keep the solution at constant strength by brii^ing up to 
bulk with water, or use a fiask with a reflux condenser. A 
long piece of glass tubing risir^ vertically through the cork 
of the flask serves the purpose. 

After the given time of boiling, the wool or silk will be 
destroyed. The residue of vegetable fiber is now removed 
from the flask, washed and examined. If it remains a close 
weave, it was blended into the fabric in both directions, 
probably as the core of the yam. If it is an open weave, 
of a crossbarred efEect, as in the illustration, the yams of 
warp and filling were animal and vegetable in alternation. 
LotBe threads s^piify that either the warp or the fiUing was 
entirely of wool or silk. This test is the most valuable of 
the differentiation tests, as it applies to many cases, it shows 
the method of combination and the proportion of each kind 
of fiber in the weave. An approximate quantitative esti- 
mation may be made as follows : 

Weigh the sample in air-dry condition, boil, remove the 
r^idue carefully, wash free from alkali, and restore to 
air-dry condition. Weigh. Estimate that the cotton in 
the sample has lost 5 per cent of its weight by the action 
of the boiling alkali. Therefore divide the weight of the 
residue by 0.95 and divide the result by the original 
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weight of the sample. The quotient will be the percentf^e 
of cotton. 
For example : 

Weight of sample =2 gma. 

Weight of residue = .8 gm. 

Corrected weight of oottofl-.84 gm. 

Cotton in sample = {.84-f-.2)X100=42 per oent. 

Wool in sample —58 per eeat. 

To distinguish between wool and silk in the above test, 
add lead acetate to the alkali solution of the fiber. If wool 
is in solution, the color will become black because of the 
sulphur in wool ; if silk, there will be no change. As the 
color of the solution may be already dark from the dye in 
the sample, a clearer test for wool-silk mixtures is the follow- 
ing: 

I 6. For Wool-Silk, — Cold 40 per cent hydrochloric acid 
will destroy silk in about two minutes, unless it is heavily 
weighted with minerals. Wool will be scarcely affected. 
In a wool-silk mixture, the test may be made quantitative 
hy taking the weight of the sample and the wool residue, and 
allowing 0.5 per cent for loss of wool. 

7. For Silk-Cotton. — (a) The caustic soda separation 
g^ven above may be made quantitative for silk-cotton 
mixtures. 

(b) Cold 40 per cent hydrochloric acid (1.2 sp. gr.) destroys 
silk. Cotton is affected to the extent of about 4 per cent 
of its weight. 

(c) Silk is destroyed by copper glycerol solution,' cotton 
is hardly affected. 

8. For Cultivated and Wild Silk. — An identification 

' The copper glycerol solution is prepared by diseolvise 16 gms. of copper 
lulphate in ISO cc, of water, with the addition of 10 gms. of glycerol. 
Gradually add a solution of caustic soda uotil the precipitate of copper hy- 
droxide which is at first formed just disappears. 
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test for wild silk as against cultivated is particularly applied 
to pongee and some upholstery materials. Typical pongee 
is made of wild silk. It may be manufactured of cultivated 
silk made to look like wild, or of a combination of both. 
The substitution of cultivated silk in whole or in part does 
not wear so well as good quality pongee from wild silk. 
Wild silk does not dissolve in. 40 per cent hydrochloric acid 
so rapidly as cultivated silk ; from a half hour to an hour 
is required. 

„ Hot caustic soda also dissolves cultivated sflk in ten to 
fifteen minutes ; wild silk in about an hour. 

Wild silk may be combined with cotton in cheap pongees. 
The burning test, or a color test for animal and vegetable 
fibers, will distinguish the two. 

9. For Artificial Silk and Other Fibers. — Artificial silk 
is found alone in many fabrics, or if in combination, it is 
generally with silk or cotton. 

(a) The burning test plainly distinguishes artificial silk 
from true silk. It is less plain for artificial silk and cotton, 
althou^ the latter bums rather more slowly. 

(6) About the best method of separating artificial silk 
from any other fiber is to immerse the fabric in cold 10 
per cent caustic soda. Artificial silk begins to gelatinize 
at once ; no other fiber is afEected so soon. The cotton 
foundation of a " plated " fiber silk stocking can be re- 
vealed by this test. Since artificial silk is so susceptible 
to caustic alkalies, strong soap should not be used in wash- 
ing it. 

(c) The solution of copper glycerol mentioned above de- 
stroys true silk, but does not affect artificial silk, 

(d) True silk is colored by Millon's reagent and by nitric 
and picric acids ; artificial silk is not. 

10. For Cotton and Mercerized Cotton. — Cotton may 
receive a surface finish by calendering, which resembles 
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mercerization. The effect is not permanent, but soon 
disappears in laundering. 

To determine whether a sample of new material is mer- 
cerized or not, first remove all starchy dressing according 
to the method on page 199. When iodine gives no test for 
starch in the fabric, moisten it with water and place it for 
a few seconds in a solution made by dissolving 20 gms. of 
iodine in 800 cc. of a saturated solution of potassium iodide. 
Remove the sample, wash thoroughly, and let it lie in water. 
Mercerized cotton remains blue or black until the iodine 
volatilizes; unmercerized cotton fades quickly to brownish 
yellow. 

The microscope should be used, if possible, to determine 
not only the presence but the quahty of mercerization. 

11. For Mercerized Ck>tton and Silk. — The appearance 
of the two fibers is similar because of their luster. They 
can be separated and identified by the methods used for 
ordinary cotton and silk. 

12. For Cotton-Linen. — These two fibers, when fully 
bleached, are practically identical chemically, so that there 
are at present no satisfactory chemical tests to distinguish 
them in fine weaves. It is therefore very difficult to make 
sure of the purity of a linen fabric, particularly as cotton 
may be made to look Uke linen by beetling and dressing. 
The microscope is the only certain means of identification. 
Many students of textiles depend upon the tearing and 
breaking tests, already given, and they are helpful, es- 
pecially with experience back of them. 

A spotting test is sometimes made, and is excellent on 
dressing-free material. It depends on the fact that linen 
absorbs moisture more readily than cotton does. A drop 
of ink on hnen sinks in rapidly and makes a round spot; 
on cotton it stands on the surface and when it is absorbed 
spreads unevenly. 
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Singed ends of linen fibers are even and compact ; cotton 
fibers spread out like a paint brush. 

The following tests work well on fringed samples of buck 
toweling or similar coarse weaves. Try them on union 
buck toweling until the results are familiar before testing 
unknown material. 

(a) Frii^e a sample to expose warp and filling threads, 
and heat for two minutes in a strong solution of caustic 
alkah, such as 50 per cent caustic potash. Remove and 
dry between filter paper. Linen becomes brownish yellow, 
cotton white or light yellow. 

(6) There is enough difference between the absorptive 
capacity of linen and cotton to give good color testa in 
materials of rather coarse texture. 

Warm a fringed sample in a weak alcoholic solution of 
cyanin until the dye has penetrated the material. Remove, 
wash slightly, and lay in water to which only a drop or two 
of sulphuric acid has been added. Linen fibers are colored 
blue ; cotton takes up very little color. If the blue color 
is faint, it can be intensified by placing the sample in weak 
ammonia water. 

(c) Warm a fringed sample for a few minutes in an al- 
coholic solution of rosolic acid, wash and dip for a second 
in strong caustic soda. Wash, Linen becomes rose red, 
cotton is almost colorless. 

Removal of dressing. — In buying household musUns 
or linens, particularly table damask, the amount of dressing 
in the material is important. A piece of damask may look 
and feel smooth, firm and heavy, but after a few washings 
it will be seen that the appearance and weight were given 
by starchy or other dressings, and the weave is now thin 
and sleazy. Rehable dealers, and the price, are guaran- 
ties of value to a considerable extent, but the purchaser 
should make any practicable test for dressing before buy- 
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ing, especially if purchasing linens by the yard in large 
quantities. 

Good table damask feels leathery rather than stiff. 

Rubbing a piece of the materialbetween the fingers will 
often loosen starchy dressing so that it appears as a powder 
on the surface. 

Hold the material gainst the light. The dressing some- 
times shows in the interstices of the weave. 

Dressing may be removed in several ways : 

(a) Rub tbe material well in cold water, to remove as 
much starch and other sizing as will come out. Then boil in 
successive waters until iodine does not show the presence of 
starch. To make the iodine test, touch the material with 
a drop of very weak iodine. A blue color appears if starch is 
present. The removal of starch is a slow process, as it is 
not soluble in cold water, and soluble only to paste form in 
hot. 

(b) Using a reflux condenser, boil the sample not longer 
than 15 minutes in a 5 per cent solution of oxalic acid. This 
changes starch to a sugar soluble in water, and so shortens 
the process considerably. Remove, wash thoroughly and 
test with iodine. If starch is still present, continue boiling 
in clear water. 

Both these methods may be made quantitative by weigh- 
ing before and after the treatment.' 

(c) Dsnnerth (Methods of Textile Chemistry) gives the 
following method of determinit^ the amount of organic 
finishing material in a cotton fabric : 

1. The percentage of filling materials. A weighed sample of 
the fabric is boiled consecutively in distilled water, 1 per oent 
oaustic soda solution, and 1 per cent hydrochloric acid ; each opera- 
tion should be continued one hour. If the sample be finally washed 
and dried to constant weight at 105° C, the result will give the 
amount of absolutely dry fiber present. Add 8 per cent to obtain 
the normal air-dry weight. 
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2. The peroentage of moisture in the air-dry fabric is determined 
by drying to constant weight at 105° C. 

3. The percentage of fats and waxes is determined by extraction 
with ether in the Soxhlet apparatus. 

4. The percentage of starch, etc., is determined by difference 
as shown in the illustration below : 

Total filling materials 22 per cent 

Moisture 12 per cent 

Fats, etc. 5 per cent ... 17 per cent 

Starch, etc 5 per cent 

The quantitative test for mineral matter in the fabric is the 
ash which remains after ignition of the fabric in a crucible. The 
filling material may be soluble in water, e.g., the chlorides of zinc, 
calcium, magnesium and sodium. The insoluble portion may 
consist of China clay, barites, gypsum, chalk, tale, lime or alu- 
minium soaps. These latter compounds will, of course, be decom- 
posed on heating. 

Weighting of silk. — (See Chapter VIII.) It is a simple 
matter to teat whether silk will wear well or not, so far as 
westing is concerned. The mineral salts which destroy 
a silk by their weight and the cutting edges of their crystals 
will not bum in a flame. 

Hold a piece of silk in a gas or other flame until combus- 
tion is over. If the residue holds the shape of the weave, 
it represents the mineral matter that covered the fiber like 
a sheath. Pure silk curls up to a black gummy ball on 
burning. Before purchasirig taffeta especially, it is a safe- 
guard to test a sample in this way. A piece of silk boi^ht 
imtested may prove a poor investment and split in the 
folds in a few wearings. 

An approximate estimation of weighting can be made as 
follows : 

Bum a weighed sample of the silk in a weighed porcelain 
crucible for at least one hour in a strong Bunsen flame. 
When nothing but ash remains, either as powder or in the 
shape of the fabric, cool the dish and contents and weigh. 
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The residue represents a low estimate of the weighting of 
the silk. It is expressed in percentage on the basis of 
the actual silk in the 
sample. For example, 
a sample weighs 1,5 
grams. After burning, 
the residue is 0.9 gram. 
Therefore the silk in the 
sample is 0.6 gram, and 
the percentage of weight- 
ing is (0.9 -i- 0.6) X 100 
= rSO per cent. 

Fastness of dye. — 
Some dyes are fast to 
hght. some to washing, 
others to both influ- 
ences. Upholstery ma- 
terials, and some suit 
and dress materials, 
should be given a sunhght test ; hght summer fabrics should 
be tested for fastness to both light and washing if fast colors 
are particularly sought. One who continues to test materials 
and colors in this way will soon learn what particular colors 
to avoid — certain brown and plum shades in worsted suit- 
ings, for example. 

The usual tests for the full trial of a dye are its fastness 
to hght, washing, rubbing or crocking, perspiration, spotting 
and weathering. 

Fastness to light. — Tightly cover one-half of the sample so 
that light is excluded, and expose the other half to direct sun- 
light. K the color has faded at the end of one or two weeks, 
the dye is fugitive ; at the end of three, moderately fast ; if 
it remains of good color after one month it is fast. This test 
may also be arranged to show the effect of weather and air. 



Fio. 70. — Wbiqhtinq or Silk. 
The bottle contains the mineral weight- 
ing left after burning a, piece of silk like 
the sample showD. 
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Fastness to vxiahing. — (a) Wash the sample of dyed or 
printed goods in pure water. If it " bleeds," it will not 
stand laundering. 

(b) Wash the material with ordinary care, using tepid 
water and a small amount of good soap solution. Dry 
in the shade. Compare with the original material. 

Light colors are sometimes fixed by soaking in salted water 
before washing, and adding salt to the rinsing water. The 
dyes" usually used for cottons are made insoluble by salt. 
Other fixing agents are vinegar, turpentine and aluminium 
acetate. A little experimentation will show which is moat 
satisfactory for certain colors. (See Chapter IX.) . 

Fastness to rvb(nng or crocking. — This is a test for coat 
collars, or hosiery and other dyed material that come next 
the skin. Rub the goods on a piece of white material 
and observe whether it darkens the latter. Crocking 
is caused by some defective process in the dyeing, which 
causes excess dye to remain on the surface of the fiber. It 
will occur if wool, for instance, has not been scoured free 
from grease, or because of hard water used in the dye bath, 
which precipitates the dye in insoluble form and depceits 
it on the siu^ace of the material. 

Fastness to perspiration. — (a) Steep the sample for five- 
minute periods in a solution of 50 grams of 60 per cent 
acetic acid and 100 grams of common salt per liter (Heerman). 
Dry after each immersion and examine for change. 

(b) Dip a number of times in a solution of one teaspoonful 
of acetic acid to a quart of water kept at body heat (Dooley). 
Dry after each immersion and compare as before. 

Fastness to spotting. — Sprinkle a sample of the fabric 
with drops of water and dry. Notice any change of ap- 
pearance. This test is often applied to pongees and to 
other silk materials used for coats and raincoats. 

Shrinkage. — If shrinkage is a factor to be considered, 
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as it often is in making up tlanneU and other washable wool 
fabrics, as well as cottons, it can be computed by cutting 
a sample of a given width and length, and washing with 
hot water and soap. If the raw edges are first overcast, there 
will be no loss of threads in the washing. Dry and iron 
without stretching. Measure the length and breadth again, 
and calculate the shrink^e in the sample and in the piece. 

Dress materials of wool or worsted may show practically 
no shrinkage, or may shrink ten or fifteen per cent of 
their surface area. A loss of 100 square inches out of a 
square yard is something to be considered in making up a 
flannel or other wool material. Those fabrics seem to shrink 
most which contain curly, rather than hairhke, wool fibers, 
that have a carded rather than a combed yam and in which 
the yarns lie close together in the weave. 

Make comparative shrinkage tests on woolen and worsted 
materials. Which shrink more? Why? 

From the data collected through applying the necessary 
tests to the materials under examination, the card cata- 
logue is completed, and the samples classified as to their 
quahty : Below standard, above standard or average. 

A study of the tests enumerated in this chapter will show 
the student who wishes to analyze fabrics at home that two 
reagents are necessary : a caustic alkali, such as Babbitt's 
lye, and hydrochloric (muriatic) acid. With these two, 
practically all mixtures of fibers may be identified. 

QUESTIONS 

1. Give some reasonB why a. knowledge of textile tests is of 
value to the coDsumer. 

2. Describe the tests you would use in deciding which of two 
serges would give the longer wear. 

3. Which will do more barm to & wool skirt and ft cotton waist 
respectively, a spot made by strong caustic sods or by sulphuric 
acid? Wb&t would he the proper treatment in each case? 



204 TEXTILES AND CLOTHING 

4. What effect would the oontinued use of strong soap have 
upon voolea underwear ? 

5. Make a list of fiber eombinatioos which caustic soda will 
Eeparate. 

6. For what differentiation tests may hydrochloric acid bo used 
in the household ? 

7. Without a microscope, what tests might you use to distin- 
guish linen from cotton? 

8. What would he the appropriate quahty tests for : 

A piece of cretonne. 

Pongee for a dust ooat. 

Table damask. 

Taffeta silk. 

Lavender cotton dress material. 

Flannel for a waist. 

9. Which is the better investment, a, gabardine 48 in. wide at 
S2 per yard, or the same quality 54 in. wide at $2.19? 

10. A piece of silk weighing 2,7 grams carries a weighting of 
125 per cent. What is the weight of actual silk in the sample? 

Questions and Pboblbms por Pprthbr Stddt 

1. Make quality tests on a range of samples of serge, plaids, 
checks, waist flannels, or any other well-known material, and draw 
conclusions as to the relation of price to value. 

2. Find out by tests what wool-cotton mixtures will best take 
the place of all-wool material for school dresses. 

3. Test the relative strengths and quality of weave of several 
kinds (rf white material which may be used tor underwear. 
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CHAPTER IX 

CARE AND. REPAIR OF CLOTHING 

Value of care for clothing 
Care of clothing a, duty 
General o&re of olothing 

The clothes closet 

Brushing clothing 

Airing 

Pressing 

WaBhing and ironing 

Care of shoes 

Details 
Special care of clothing 

Protection against moths 

Removal of stains 

Use of common bleaching agents 

Setting colors 

Dyeing 

Fireproofing of clothing 
Remodeling and other economies 

Value of care of clothing. — It matters less how old and 
out of style a person's clothes may be than how well kept 
they are. Suits well brushed and pressed, clean and dainty 
neckwear and neat shoes, impress the eye of most observers 
more than the cut of the skirt or jacket. It requires the 
sacrifice of some little time each day to maintain a desired 
neatness in clothes for daily wear, but the return is twofold. 
There is a tonic effect on mental attitude and character 
in the consciousness of being well groomed, and further, 
clothes cared for mean money saved. One woman, by car- 
205 
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ii« for a suit, can wear it three seasons and still look well 
dressed. The same suit on another person, with the same 
kind of wear, looks shabby by the end of the first season, 
and has to be replaced. 

Care of clothing a duty. — It is a patriotic duty, rather 
than a matter of personal choice, to take proper care of 
clothing at the present time. Ran materials which were 
plentiful in previous years are now so diverted from their 
accustomed channels to meet a special demand, that not 
only is their cost high, but the supply for general consump- 
tion is inadequate. This is especially the case with woo) 
and leather. No article, new or old, of these materials 
especially, should be treated carelessly, or discarded as loi^ 
as it is of any value. " Every housewife who practices 
strict economy puts herself in the ranks of those who serve 
the nation," is true now with regard to textile materials, 
and will be true probably for years to come, or until there 
has been a return of normal economic conditions all over 
the world. 

General care of clotliing. — To keep one's clothes clean 
and orderly is good training in methodical habits. The 
fundamental necessity is a systematic arrangement of 
clothes closets and bureau drawers. A poorly arranged and 
overcrowded closet spoib the work of the pressing iron. A 
small closet can be made to accommodate a great deal of 
clothing if the arrangement is good. This order being 
maintained, the care of clothing resolves itself into hanging 
clothes rather than throwing them down, airing, brushing, 
pressing, washing and ironing, and taking needed stitches. 

The dotkes closet. — The method of hanging garments 
in the dress and suit departments of the dry goods stores 
is a si^gestion for closet arrangement. Either place a 
pole lengthwise of the closet an inch or two below the shelf, 
or screw several small nickel bars, similar to towel bars, 
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diagonally or horizontally to the under part of the shelf. 
From these more dresses, waists and coats can be hmig side 
by side on hangers than can be cared for by the ordinary 
hook arrangement. There should be plenty of hangers, 
including the skirt hangers that keep the band straight. 
In arranging the clothes in the closet, keep them in a certain 
order, the best garments at one end, where they will not 
come in contact with the soil on those in daily use. These 
less used garments should be kept covered. Bags may be 
made of inexpensive material, with s buttonholed opening 
at the top to slip over the hanger hook, and arranged to 
close at the bottom with snap fasteners or buttons. This 
keeps out dust, and saves rubbing dress hems against any 
articles which may have to be kept on the closet floor. A 
worn nightdress may be mended and made into a cover. 

Nothing but closed boxes should be placed on the closet 
floor. Shoes keep neater and last longer if placed in shoe 
bags. Sometimes the shoe b^ may be fastened to the 
inside of the closet door, but this mars fine woodwork, and 
a better place is the side or back of the closet. 

Brushing dothing. — Do not put skirts and coats away 
in a closet with the street dust on them. Lime and other 
substances in street dust have a dulling or even bleaching 
effect on colors, and often make ugly spots. It is hard to 
remove grease spots from clothing after dust has settled in 
them. Harmful bacteria are often carried into the home 
with the street dust. Brushing is therefore a safeguard, as 
well as a help in smoothing out wrinkles. 

Airing. — Clothes worn next the body should be removed 
and aired near an open window at night, with the waists 
turned so that the shields dry in the air. In this way cloth- 
ii^ keeps a fresh, clean odor, far more pleasant than any 
perfume. 

Pressing. — Nothing gives new life to a suit or dress like 
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presaing it, and the satisfaction one feels in a newly pressed 
garment is worth the time it takes. Wool and silk demand 
special care in pressing. Woolen or silk material not made 
up is pressed on the wrong side, but skirts and coats gener- 
ally look better pressed on the right side over a thick cloth. 
The ridges of folds and seams do not then appear on the 
right side so plainly. A damp cloth is laid on the material 
and the pressing done with an iron only moderately hot. 
A hot iron should never be used on a dry pressing cloth, 
nor allowed to rest long on a damp one. A heavy twilled 
cotton material, such as drilling, makes a better pressing 
cloth than muslin, as it is less likely to leave a smooth and 
shiny surface on the garment. 

If sei^s become shiny from wear or pressing, the surface 
can be roughened by rubbing gently with fine emery paper. 
Another method recommended for removing surface shine 
is to dampen a piece of muslin in witch hazel, lay it on the 
material, and iron it until steam arises. Then place the 
cloth on the wrong side of the garment, and press until dry. 

Care in hanging outer clothing as soon as it is taken oif 
will keep it in shape longer than if it is thrown over a chair. 

Waskitig and ironing. — Many of the smaller articles of 
dress can be washed out overnight, rather than be allowed 
to accumulate for the laundry. Silk stockings, for example, 
should always be washed after one day's wear, as perspira- 
tion weakens silk if allowed to dry in it, especially if the 
silk is weighted with tin salts. Cotton stockings also wear 
longer if washed frequently, after two days' wear at most. 

Cotton crgpe underwear is liked by those who wish to 
change frequently without making their laundry too large. 
It washes easily and does not require ironing. Underwear 
made at home, of a soft but good quality of cotton crgpe, 
trimmed simply, outwears anything of this kind that the 
stores offer at a moderate price. 
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Flannels, in underwear or waists, need frequent washing, 
because of the secretions from the body which accumulate 
in wool or part wool garments. These, and silk waists and 
gloves, need special treatment in washing and ironing. For 
flannels, make a suds of a good white soap, or choose a 
soap especially recommended for wool. If the garment is 
much soiled, add a tablespoonful of borax to a gallon of 
water. Use warm water throughout ; do not let the rinsing 
waters be cooler than the first water, as this would contract 
and interlock the expanded scales and cause shrinkage. 
Soak for a few minutes in the soap solution, then pass throi^h 
the hands and squeeze gently. Do not rub or wring hard. 
Rinse free from soap, and dry in a warm place, but not 
near direct heat, which makes flannels harsh. Pull and 
stretch the article before it is quite dry, to soften it and 
overcome shrinking. Iron flannel waists on the wrong side 
while still somewhat damp, using an iron of moderate tem- 
perature. It is safer to put a cloth between the iron and the 
flannel. 

Silk waists should be washed very much like flannels, 
using a good soap, and squeezing gently. Hard rubbing 
or wringing is liable to pull the weave in thin silks. Rinse 
well, roll in a towel, and iron on the wrong side while damp. 
A hot iron yellows silk and makes it stiff and harsh. Rib- 
bons should be ironed under a dry cloth. 

White silk gloves and stockings yellow if hung in sun- 
light to dry. 

Laces and embroidered neckwear are ironed on the wroi^ 
side over a thick, soft cloth such as a Turkish towel. Pull 
out the points of the lace with the fingers. Fine laces are 
often dried without ironing, by stretching them gently 
into shape on a pad, and pinning down each point. Laces 
too fine to be washed may be cleansed by covering with 
some absorbent material such as powdered magnesia. 



210 TEXTILES AND CLOTHING 

fuller's earth or chalk, and allowing it to remain twenty- 
four hoars. At the end of that time shake out the powder, 
and repeat with a fresh supply if necessary. 

A good quality of dress shield will stand repeated wAsbing. 
Use tepid water and a mild soap. Brush the surface rather 
than rub with the hands. 

Care of shoes. — Leather is costly, and it is worth while 
to make shoes last as long as possible by taking good care 
of them. The first essentiab for long hfe in a shoe are a 
reliable maker, a good fit and a conservative style. Fancy 
shoes are short lived, as they become impossible when they 
show signs of wear. The fashion followed by some of wear- 
ing shoes of conspicuous cut and color with business clothes 
stamps them as persons of bad taste. Two pMrs_jrf-ev«y- 
day shoes should be kept on hand if possible, and alternated 
more or leas ; they will wear longer than if consecutive wear 
is given. Always keep boot-trees iD_ahoe3_JlQt^ use. If 
boot-trees are not at hand, stuff paper in the toes and vamps. 
An oily dressing, one which needs polishing on the shoe, 
protects the leather, and should be applied every day or 
two. Rubbers add to the life of a shoe, for nothing ruins 
shoe leather more quickly than getting-it-wet. If the heels 
are allowed to get badly run down, the shape of the shoe is 
spoiled, and it looks old and shabby. Ru*bber heels when 
worn down on one side may be evened off by trimming 
them with a wet knife. Keep plenty of shoe laces on hand, 
and do not wait for a set to get gray and worn before re- 
placing it. 

Details. — Mend the tear or hole while it is small ; if it 
grows big, the article may be rendered useless and have to be 
thrown away. Keep buttons, hooks and eyes, and snaps 
sewed on. Put new ruffles on old petticoats, and new linings 
in jackets. Protect the dress by wearing an apron while at 
work. Wash neckwear frequently. Corsets may be washed 
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or scrubbed in sosp and water, well rinsed and dried in 
the sun, without becoming rusted or discolored. Keep 
neckwear, handkerchiefs and ribbons neatly put away in 
boxes. Have a box or pillow shp for the beet hat. Clean 
waists keep fresh if laid in a box or separate drawer ; the 
fancy ones should have the sleeves stuffed with tissue 
paper. 

Special care of clothing. — ProtecUon against moQis. — 
Winter clothing needs protection against moths before 
warm weather comes. In the North the moths appear from 
June to August ; in the South from late in the winter to the 
following fall. This is the common clothes moth, wUch 
in the larval st^e is partly inclosed in a case or jacket. 
The eggs of the moth are laid on wool or silk, furs, feathers 
or carpets, or other material which is to be the food of the 
larvffl. It is in this latter form that the damage to clothing 
is done. The larvie move in their cases along the garment, 
eating as they go. Before the eggs can be deposited on 
winter clothing is therefore the time to pack it away for the 
summer. Moths choose dark places for egg laying, so 
folds, pockets, insides of cuffs and other concealed parts 
of the garment are especially liable to be moth-eaten. To 
be sure that no eggs remain in the garment when it is packed 
away, it should &e first thoroughly brushed and beaten out 
of doors. A sunny, windy day is best ; blankets, furs and 
clothing should hang out for several hours on such a day. 
Soiled places attract moths, therefore grease spots and dirt 
should be removed. When the garment is thus prepared 
for putting away, the only other necessary precaution is 
to wrap it in such a way that the moth cannot penetrate 
the covering. A newspaper wrapping is protection enough, 
provided that it does not get torn, and that there are no 
openings in the wrapping where moths can enter. Tar paper 
is excellent, with the same precautions, and moth balls 
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scattered through the clothing give additional protection. 
When the bundle is ready for putting away, label it. 

Removal of stairis. — Professional dry cleaning, while 
expensive, is necessary at times. It is not always wise to 
try to clean as large a garment as a dress, nor to take chances 
with spots on delicate fabrics. However, there are many 
spots and stains that can be removed successfully at home, 
and the method of treating ordinary cases should be known 
by every woman. 

1. Grease Stains. — If the whole garment cannot be 
washed with soap and water or soap bark solution, some 
solvent for the grease is necessary. Benzine, gasoline, 
naphtha, chloroform and carbon tetrachloride are all used 
for this purpose. The first three are highly inflammable. 
TTiey are safe only when used in a room where there is no 
open flame of gas light or stove. If a small supply is kept 
in the house, the bottle or can should be tightly closed and 
stored in a cool place. 

Always use sufficient of the solvent, gasoline for instance, 
for thorough cleansing. Any left over need not be wasted, 
but may be allowed to settle, and the clear liquid decanted 
from the dirty sediment. Two washings of badly soiled 
garments are always necessary, using enough gasoline each 
time for complete immersion. 

In removing grease spots, care is necessary to prevent 
the grease spreading and leaving a ring around the margin. 
Place the cloth on blotting paper or soft absorbent material, 
and apply the gasoUne, rubbing from the outside of the 
stain toward the center. For applying, use a piece of the 
same materia) as the garment, or at least the same color. 
Absorbents such as French chalk, talc, magnesia or fuller's 
earth do good service if used with the gasoline, either rubbed 
in with it in the form of a paste, or placed around the edge 
of a spot to prevent ring formation. 
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Vaseline spota will not come out in ordinary washing 
with soap or boiling, but need to be dissolved by gasoline, 
turpentine or kerosene. 

Dry cleansing substances of a soapy nature are on the 
market. They are used with gasoline in the same way that 
soap is used with water. 

Dehcate colors may be affected by some grease solvents, 
and a test of the solvent's action on the fabric should be 
made on some unexposed portion. Chloroform, an expen- 
sive grease solvent, is the one least Ukely to remove color. 

2. Fruit Stains. — Pour boiUi^ water on the stain froin 
a height. If fresh it will soon disappear, unless it is a 
peach stain. For this, or any persistent stain from fruit, 
use a bleach. Javelle water b usually used for cotton and 
linen; hydn^en peroxide for silk and wool. Any colored 
article would have ita color removed by this treatment. 
Ammonia takes out some fruit stains, for instance, spots 
from orange or lemon juice, without injurii^ the color or 
texture of any fabric. 

3. Coffee. — Pour on boiling water from a height. If 
the stain is old, soak in glycerin diluted with water or in a 
solution of borax, and rinse well after the stain is absorbed. 
Glycerin may be used on colored wool or silk. 

4. Chocolate, Cocoa. — Sprinkle with borax and soak 
in cold water. 

5. Iron Kust. — An acid is necessary to make the iron 
compound soluble. Hold the spot over a bowl of boiling 
water, and with a medicine dropper apply hydrochloric 
(muriatic) acid diluted with an equal volume of water. 
Rinse well after each short application. After the rust 
has disappeared, rinse in clear water, then soak for a few 
minutes in borax or ammonia water. Salt and lemon 
juice, " salts of lemon," and oxahc acid are also used for 
iron rust. " Salts of lemon " and oxaUc acid are poisonous. 
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6. Paint or Varnish. — A fat or oil of some kind is an 
essential ingredient of paints and varnishes, therefore if 
turpentine, benzine or gasoline is used to dissolve the fat, 
the insoluble coloring matter in the paint will then brush 
off, and the spot disappear. Old stains are hard to remove. 
Soften these with amyl acetate, then remove with gasoline, 
or use equal parts of ammonia and turpentine in repeated 
applications. 

7. Ink. — Inks vary so in composition that one method 
will not do for all cases. If the spot is on white cotton or 
linen, ink eradicators work quickly and effectively, or an 
equivalent treatment of alternate applications of Javelle 
water and oxalic or hydrochloric acid. Rinse the material 
thoroi^hly after the spot disappears. This method cannot 
be used for wool or silk, or on colored goods. 

A safe treatment for any fabric is to soak the spot in fresh 
milk. If on white material, follow with oxalic acid, and 
a thorough rinsing in clear water. 

Silk may be steeped in turpentine. 

"Salts of lemon" may be used in warm water solution. 
Follow with thorough washing. A concentrated solution 
of borax is harmless and often effective. 

In " Laundering," by Balderston, the followii^ treatment 
is reconunended for colors : Apply ammonium sulphide, wash 
with water, then wash with very dilute hydrochloric acid. 

8. Blood. — Soak in cool water until the stain turns 
brown, then wash in warm water with soap and a little borax. 
After the stain has almost entirely dbappeared, boiling will 
whiten the fabric. 

If the material is thick, or cannot be washed, cover with 
a paste of raw starch, and renew as it takes up the blood, 
until the stain disappears. 

9. Scorch. — Sunlight will remove scorch from cotton 
and linen material if the fiber is not damaged. Or try 
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nibbii^ soft bread crusts over the scorched place. Miss 
Rose in " The Laundry " recommends a paste made of the 
juice of two onions, one cup of vinegar, two ounces of fuller's 
earth and half an ounce of soap. Boil, and spread over the 
scorched surface. Let it dry In the sun, then wash out 
thoroughly. 

10. Molds or Mildew, — Fresh spots can be removed 
with strong soap and water, followed by bleaching in the 
sun. Sour milk is also used. Old stains require a bleach, 
Javelle water being most effective. Colored fabrics are 
treated with ammonia followed by dilute acetic acid (vin^ar 
will do), or the material is covered with a paste of powdered 
chalk and exposed to the sunlight. It is better to test a 
comer of the colored fabric before using the ammonia and 
acetic acid on the whole. 

11. Grass Stains. — Soak in alcohol. Naphtha soap and 
warm water, milk, and hydn^en peroxide with ammonia 
are also recommended. Soap and baking soda may be made 
into a paste and allowed to remain on colored fabrics for 
some hours. 

12. Iodine. — When fresh, the stain will wash out in 
soap and water, or dilute ammonia. An old stain, and 
medicine stains in general, may be soaked in alcohol. Moist 
starch applied will take up the iodine, which will be removed 
by repeated appUcations. 

13. Machine Oil. — Use soap and water, or soak in turpen- 
tine. 

14. Perspiration. — Soap and water, if the article can 
be washed. A persistent stain on cotton or hnen can be 
removed by Javelle water. Balderston's "Laundering" sug- 
gests sodium hydrosulphite for silk and wool, or potassium 
permanganate and oxalic acid. Both these treatments re- 
move color from dyed material, and redyeing is necessary. 

' A summing up of the Events used in stain removal shows 
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that they fall into four groups : Solvents, absorbents, cleans- 
ers with water, and bleaches. One or more subetances 
in each of the following lists should be kept on hand in the 
household : 

Solvents. — Gasoline, benzine, naphtha, chloroform, ether, 
carbon tetrachloride, kerosene, turpentine, alcohol. 

Absorbents. — French chalk, fuller's earth, talc, starch, 



Cleansers with Water. — Soaps, soap bark, borax, am- 
monia, washing soda. 

Bleaches. — Javelle water, hydn^en peroxide, " salts of 
lemon," oxahc acid, salt and lemon juice, hydrochloric acid, 
potassium permanganate, sulphur candle for sulphur fumes, 
sodium hydrosulphite. 

Use of common bUaching agenis. 

Javelle water is a bleach for cotton and linen, but not for 
silk and wool. It is prepared by dissolvii^ one-haJf pound 
of bleaching powder (so-called chloride of lime) in two 
quarts of cold water, and adding one pound of washing 
soda .dissolved in one quart of hot water. Stir, let the 
mixture settle, and pour off the clear Uquid. Use diluted 
with at least one volume of water. 

Hydrogen peroxide may be used for any fabric. It does 
not harm wool, silk and feathers provided the bleaching is 
not continued too long. Feathers are left in hydrogen per- 
oxide of full strength about one hour. A little ammonia 
or borax added to the peroxide aids in bleaching. 

" Salts of lemon " is a potassium salt of oxahc acid. Like 
the latter, it is used for stains on cotton and linen. After 
using, the fabric should be rinsed thoroughly and dipped 
in ammonia water. Straw hats are cleaned with salts of 
lemon. Make a strong solution and rub it in quickly with 
a brush, then rinse well 

Hydrochloric acid is a strong acid useful for several cleans- 
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ing and polishiog purposes in the household. With regard 
to clothing, lis special use is to remove iron rust. It is not 
destructive to cotton and linen if brought in contact with 
them for a moment or two only and then well washed out. 
It should not be used on silk. 

Salt and lemon juice resembles hydrochloric acid in ita 
action. It is safer to use, but slower in effect. 

Potassium permanganate is a safe and powerful stain 
remover, and is applied to vegetable fibers for almost all 
kinds of stains on white material. Make a weak solution, 
add a Httle oxalic acid to prevent the brown color left by 
the permai^anate in neutral solution and rub into the 
stain until it disappears. Short appUcations and frequent 
rinsings are more effective than a long soaking in the per- 
manganate. 

Sulphur fumes bleach both animal and vegetable material, 
without injury to the fabric. The convenient method is 
to bum a sulphur candle in a confined space, in which the 
article, previously wet with water, is hung. The fumes 
of burning sulphur are dangerous if inhaled. 

SetUng colors. — There are several methods of setting 
colors in light summer fabrics. Salt is most commonly 
used. The material may be soaked for an hour or two 
before washing in a solution of a half cup of salt to a gallon 
of water, then rinsed free from salt before placing in the 
suds. A half cup of turpentine in a gallon of water is used 
in the same way, and may be more effective for some colors. 
Different colors require different treatment, although s^t 
is the most generally effective substance for cotton dyes. 
Vinegar helps in restoring color to purples and blacks. 
Soak the material before washing, in vinegar water in the 
proportion of four tablespoonfuls to a gallon, or add the 
vin^ar to the last rinsing water. 

Dyeing. — It is worth while to look over one's wardrobe 
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occasionally to see what faded but otherwise good materiab 
may be made eerviceable again by dyeing. A white cotton 
corduroy skirt or a white crgpe de chine waist that has 
yellowed with wear dyes easily in an attractive light color. 
Faded tan stockings can be dyed black. Crfipe de chine 
ties, silk scarfs, ribbons, feathers and artificial flowers 
open up interesting possibilities of renovation. A good 
measure of skill can be attained with practice, if directions 
are followed, and one may soon leam to achieve artistic 
results. Shaded effects, tied and dyed work and batik 
are fascinating to try, and beautiful when well done. Suits, 
coats and other lai^e garments are hard to handle and dye 
with even and fast colors, and might better not be attempted 
by the amateur. 

Necessary Equipment. — An agate kettle large enough 
to hold the material easily, two sticks — cut broomsticks will 
do — for lifting and turning the article in the dye bath, and 
an agate cup and spoon for mixing the dye, are necessary. 

General Suggestions. — First know the nature of the ma- 
terial to be dyed, whether all wool, silk or cotton or a 
mixture of two or more fibers. Wool and silk will take a 
cotton dye better than the latter will take a wool dye, 
therefore for mixed material a cotton dye is always chosen. 
This holds true if a wool or silk waist is stitched with cotton ; 
the stitches will not take color from a wool dye, and will 
be conspicuous in the dyed gamient. Purchase cotton 
dyes, therefore, for cotton, linen, artificial silk and mixed 
goods ; wool dyes for wool, silk and feathers. 

In choosing colors, do not be restricted to those in the 
dye packages, if the right shades cannot be found. A 
blend may be worked out to suit one's taste from combina- 
tions of red, blue and yellow. For example, red and yellow 
make orange ; red and blue, violet ; blue and yellow, green. 
Variations from the standard color may be made by alter- 
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ing the proportions of the ingredients. A Uttle of the third 
color grays the combination. Most of the color houses 
which put dyes in small packages on the market issue 
books of directions, which contain lists of color combina- 
tions that can be worked out with their dyes. Work cau- 
tiously in blending colors, start with small quantities of 
the dyestuffs, and test the color from time to time on a piece 
of the material. Remember that a color is darker wet 
than dry, but that holding the wet material against the 
hght will give the effect of the dry color. Remember too 
that the article will become deeper in color as dyeing pro- 
ceeds, mitil the dye in the bath is exhausted. Boiling 
deepens the color in the material. If the article comes out 
too dark some color can be discharged by boiling in several 
changes of water. 

If the material to be dyed is already colored, this is a 
factor to be considered in planning the new color. The 
new color must be darker, and it is well to select it in the 
same color order, for instance, a dark blue dye for a light blue 
dress ; or ebe use the old as the foundation color for a blend. 
This is top dyeing, or the application of one dye over an- 
other. A dark green over a blue would give bottle green. 
Any color will dye black. 

Prepare the material. Dyeing will not cover up grease 
or dust spots ; the garment must be clean. If it is badly 
faded in places, the color should be evened as much as 
possible by repeated boiling in water to dischai^e the dye. 
Hems and folds should be ripped open and interlinings 
removed, as uneven thicknesses tend to produce streaking 
of the dye. It is best to take off trimmings, such as braid, 
or hght places will be apt to show beneath. 

A sample of the material, dyed in a small vessel, will 
show whether the color is satisfactory before committing 
the garment to the dye bath. 
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The dyeing operation should be carried on according to 
the directions on the dye package. Some judgment is nec- 
essary with regard to the proportion of dyestuff to the water 
in the kettle and the amount of material, unless the latter 
is weighed. If the dye is so concentrated that the fiber 
will not absorb it all, that which stays on the surface will 
cause crockit^. 

Use enough water to cover the material easily, so that it 
will always be immersed; do not crowd the goods in the 
kettle. Keep the material turned and stirred, to give even 
penetration to the dye. 

After dyeing, to avoid crocking, rinse the material imtil 
the dye no longer colors the water. Follow by shaking the 
article until nearly dry. If hung up wet it is more hkely 
to streak. DeUcate fabrics should not be strained by 
wringing. 

The length of time required for "dyeii^ is usually stated 
on the pack^e. It should not be shortened unless too 
much color is being taken up, as the full amount of boiling 
asked for is necessary for producing fast colors. 

How U) dye feathers. — Do not choose a fine plume for 
the first attempt at feather dyeing. A little skill must be 
gained from practice in order to keep the barbs or " flues " 
soft and full. 

The feather is first washed in warm water and soap. Use 
a good soap, such as Castile. A little ammonia may be 
added. Rinse free from soap. 

If the quill is not softened by the washing, soak the feather 
in warm water for a half hour or more. 

Bleach with hydrogen peroxide if a light color is desired 
on a dark or stained feather. 

Prepare the dye solution in an ^ate pan roomy enough 
to allow the feather to lie flat. Choose a wool dye, and 
dissolve in water to which a little oxalic acid is added (a 
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teaspoonful to a quart of water) or add from a half cup to 
a cup of strong vinegar to a gaUon of water. Keep the 
butt end and the quill immersed at first, rather than the 
tip, until they have taken the color desired. The fines 
and tip will dye quickly ; the quill needs a longer time. The 
tip may be dyed a different color from the rest of the feather 
by holding it out and dipping it in another bath, or shaded 
effects may be produced. 

Kemove the feather when the r^ht shade has been reached, 
rinse it thoroi^hly, pat it with a soft cloth to dry it partially, 
and " starch " it. This is done by laying it flat and rubbing 
it in fine dry starch. After the starch is well rubbed in, 
shake and beat it out gently, until the feather is dry and 
the flues look soft and full. Another method is to work the 
feather in a milky mixture of starch and water, followed by 
drying and shaking. 

Good straw in hats may be dyed when stained or faded. 
Wash free from dirt and soften by soaking in water. Use 
a wool dye, immerse the straw in the warm solution, and 
very slowly heat to boiling. Rinse thoroughly and press 
into shape with a moderately hot iron. Luster is given 
by putting the straw into a soapy water just before drjdng, 

Fireproofing of clothing. — This is a precaution to be used 
particularly with children's clothes. Many children are 
needlessly burned while plajdng with matches or bonfires, 
especially when wearing Indian or cowboy suits, or outing 
flannel garments. Ammonium phosphate costs about thirty 
cents per pound. A pound dissolved in a gallon of water 
makes a solution in which garments may be soaked for five 
minutes, and become fireproofed until washed. Lace cur- 
tains, Christmas tree properties and other inflammable 
articles may be treated in the same manner. A strong 
solution of alum in water is also effective. 

Remodeling and other economies. — There comes a time 
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with all clothing when neither mendii^, cleaning, pressii^ 
nor even dyeing can give continuance of uee. The ques- 
tion then hae to be decided whether to make over the 
garment or give it away. Under some circumstances it is 
better to give away. If one's time is worth a dollar an 
hour, it is foolish to spend much of it doing work worth 
thirty cents an hour. It is also not worth while to pay a 
seamstress to remodel clothing, imless the material is so 
good that the made-over dress will give almost as much 
wear as a new one. Quite often it does, giving even more 
satisfaction in its new form than in the original. 

In remodeling, two useful fabrics are Geoi^ette crfipe 
and silk. When an old gown is ripped apart, cleaned and 
pressed, breadths are often found for part of a skirt, the 
rest of which may be silk in panel or other effect. In the 
same way Georgette crfipe will help out in the waist and 
sleeves. Two dresses may often be combined into one. 
Two-piece skirts in wash material will sometimes make a 
one-piece skirt having flounces joined by cording. Children's 
dresses may be lengthened by covering the joining by braid, 
tuck or cording. Dresses and coats for older children will 
cut over into garments for the little ones. 

Professor Davis, of the Oregon Agricultural College, has 
prepared the following su^estions concerning the use of 
worn materials for garment making ; 

1. Examine garments carefully and note how best they 
can be utilized and whether they are worth remaking. 

Remember that remaking often involves more work than 
the making of new garments. One or more of the follow- 
ing processes is often needed : 
(washing. 
removal of stains, 
sponging, pressing. 
Hedyeing. 

.Google 
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Ripping. 

Very careful planning in cutting. 

Combining of materials, if not enough of one. 

2. In remaking, remember there is a saving of the price 
of material ; also a conserving of material which other- 
wise would be wasted. 

3. Do not put unnecessary labor on remaking. For 
example, if pieces of the old garment are lai^e enough for 
recutting don't take time to rip seams ; cut them off. 

4. Have pieces clean and well pressed before beginning to 
cut. Cut garment apart previous to sponging, washing, 
removing spots, pressing, etc. It is much easier to work 
with smaller, flat pieces. 

5. If remodeling is to be worth while, the finished garments 
must 

a. Be attractive. 

b. Have wearing quality. Consider this before beginning. 

6. Choose patterns very carefully. Note the size and 
shape of pieces with which you have to work and choose a 
pattern the design of which gives pieces which will cut from 
materia) you have without conspicuous piecing. For ex- 
ample, if pieces are not long enough for skirt length, choose 
skirt with yoke, tunic skirt or two-tier skirt, any of which 
will require shorter lengths. 

7. In remaking, piecing may often be successfully hidden 
under decoration if carefully planned. Plan to piece under 
tucks, pleats, folds, where braid is put on, insertion is set 
in, etc. 

8. Place whole pattern on and know just how you are going 
to get whole garment from pieces before cutting any one piece. 

9. In combining materials consider carefully color and 
texture of materiab for attractive and harmonious results. 

Every household has its particular economies in the use 
of textile material. The following may be suggestive : 
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Embroidered shirt waists can be cut down into guimpes. 

Evening dresses will make over into evening waists, or 
parts of them can be used for trimming other dresses. 

Collars for tailored suits may be cut from outworn pongee 
waists. 

Short pieces of embroidery will make collar and cuff sets. 

Collars and cuffs of two shades of Unen, blue and white 
or tan and white, are attractive, and can be made from 
scraps. 

In cuttii^ out embroidered linen centerpieces, there are 
large corners left. These will give several rounds two or 
more inches in diameter, which can be made into doilies 
by crocheting a deep border. Doilies may also be cut 
from the strong parts of worn linen waists. 

Tablecloths which are worn in the folds may be cut down 
into lunch cloths and napkins. 

It is sometimes worth while to cut over into chemises 
nightdresses worn at neck and sleeves. Lay an old chemise 
or a pattern on the gown with the bottom hems even. 

Men's silk shirts worn at the collar will make shirt waists 
with Dutch collars. 

Men's cotton negligee shirts will cut over into shirt 
waists, aprons and laundry bags. 

Gingham dresses will make aprons, or rompers for little 
children. 

Make kitchen towels of flour bags. 

Use worn underwear for floor cloths. 

Let the children knit pieces of string into dishcloths and 
wash cloths. 

Use worn stockii^ for dusters and shoe polishers. 

Cut down strong parts of worn Turkish towels into wash 
cloths. 

Keep a scrap bag. Do not bum or waste any textile 
material. Either sell it for paper rags or old woolen material, 
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or turn it into rag rugs. Cotton rags may be dyed and 
blended into beautiful woven rugs. 

Sheets that are worn down the center may be cut and 
reversed, bringing the strong parts to the middle. 

Use the best parts of outworn sheets for ironing board 
covers. 

Keep all trimmings from old hats. Ribbons may be 
washed and dyed, flowers dyed or touched up with oil paints, 
velvets dyed or steamed, feathers reciu-led or dyed. 

QUESTIONS 

1. Give some general as well as individual reasoiiB why cloth- 
ing should be well cored tor. 

2. What harmful effect may street dust have on clothing? 

3. What is the best method of pressing a serge skirt? 

4. Give direotiona for washing and ironii^ a flannel waist. 

5. What particular treatment will add to the Ufe of a shoe? 

6. Give a brief ao<M>unt of the clothes moth and its activities, 
and state how it may be kept out of clothing. 

7. On what classes of fabrics are these bleaches used : Javelle 
water, hydrogen peroxide, oxalic acid, sulphur fumes? 

8. Give the appropriate eradioator for the following stains : 
Grease, iron mat, mildew, machine oil. 

9. Give some practical suggestions for the preparation of ma- 
terial and dye bath in home dyeing. 

10. What economies in the use of textile material can you add 
to those given in this chapter? 

Questions anu Problbus for Purihbr Study 

1. Look over your wardrobe and consider whether by i<edyeing 
you may get new wew out of waiata, stoekinga, neckwear, hat trim- 
mings, etc. 

2. Find out by test whether salt or vinegar is better for aetting 
the color in samples of pink, lavender, pale blue, pale green and 
dark blue cotton dress materials. 

3. With reference to shrinkage, is it better to buy a looae weave 
or a cloae, firm weave for flannel waists? Make washing tests to 
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Economics 

Guidance in drass. — People are divided into two classes 
in the matter of purchasing dresses or other outer garments : 
those who ^uy on the impulse ^^thejaoment ; and those 
who think out^just wha01iej[rn^d,befoie— going. la the 
storesl THe^rst way is wasteful and disappointing. Often 
the dress that is bought because it appeals to the fancy in 
the store proves to be an error in judgment when it comes 
home, either because it does not fit in with the rest of the 
wardrobe, is too expensive, does not fill a present need or is 
unbecoming to the wearer. Most of us^jiossess clothing 
which we would never have bought if we had considered its 
purchase more carefully. It hai^ in the closet, too good 
to give away, and not right for wearing. 

The woman who plans beforehand looks over her clothing 
to see what new articles she must have for the season's wear 
or for the present need. When her list is made, she appor- 
tions the money she can spend, decides what fabrics, colors 
and styles are suited to her and to the rest of her wardrobe, 
and with her plaji in mind, purchases with the least waste 
of time and money. 

From a point of view other than economy of time and 
money, the purchase of apparel should not be a thoughtless 
and haphazard business. It is not a wrong emphasis on 
material things to say that every one may properly study to 
be as well dressed as circumstances warrant ; but " well " 
dressed should mean appropriately and becomingly, not 
expensively nor according to every passing style. Becoming 
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dress need not be the most expensive, but it must be care- 
fully planned so that it is right for the wearer. If each girj 
or woman will look upon herself as an individual type, to 
be studied in relation to the styles and colors that are suited 
to her personality, she will reaUze how foolish it is to follow 
bhndly the prevaihng modes as each appears, simply because 
they are the fashion. How curious and grotesque a " fashion- 
able " garment looks upon some people ! 

The best dressed girl or woman is the one whose costmne 
is so harmonious in itself, and so suited to her individuality, 
that the details of it are unnoticed, and only the rightness 
of the whole is remembered. Let it be repeated that good 
taste will achieve this result where money alone will fail. 

In choosing a costume,' some of the guiding factors in 
selection are its appropriateness, color harmony, design, 
comfort, durability and cost. 

Appropriateness. — A gown may be beautiful, artistic 
and becoming, yet be lacking in this first requirement of 
good taste. Appropriateness is judged according to whether 
the costume suits the occasion, the wearer and the rest of 
the wardrobe. Social customs have decreed certain types 
of dress for certain occasions. One feels comfortable in a 
tailored skirt and shirt waist for business wear, but the same 
dress might take away from one's peace of mind at a formal 
reception. Unfortunately the sense of appropriateness seems 
to be lacking in those who get the last wear out of bedra^led 
evening dress at school or business. The sense of being 
appropriately clothed for the occasion or occupation reaeta 
on the mental attitude to give poise and dignity to the 
wearer, and a sense of efficiency. 

If the amount of money that can be spent on clothes for 
social functions is small, it pays to put it all in one gown 
of good quality, quiet in color and simply made. The 
wearer will get more satisfaction from such a dress, and give 
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more pleasure to others, than in two or three gowns of cheap 
material which may soon become conspicuously shabby. 
■ Age should be considered in choosing a garment. Nowa- 
days the grandmothers and the grandchildren too often 
follow the same style regardless of suitability. Young 
girlhood loses its youth and charm when it cannot be dis- 
tinguished from its elders in the fashion of its clothes. The 
extremes in dress, in the arrar^ment of the hair, and in 
the touched-up complexions, are so unbecoming to the young 
and the old as to be repulsive. A young girl is twice as 
attractive in a simple dress which makes a setting for her 
youth, as in one which is elaborately fashioned. 
/ Simplicity and modesty, for the young or old, are ideals 

mhieh women should hold as marks of their womanhood. 

(Dress is an indication of character quite as much as the 
Tace. Professor Patten, of the University of Pennsylvania, 
says that dress is the essence of moral progress, and that a 
return in moral quaUties is yielded according to the type of 
dress. The less advanced woman, spiritually, clings to a 
type of dress which makes the lower appeal ; the woman of 
higher morality knows that whatever carries the emphasis 
to her face gives her a spiritual impress, therefore she brings 
the striking colors or contrasts near the face or on the hat. 

Quite important in choosing a gown is its suitability to the 
wearer's environment. Mothers who wish their daughters 
to be as well dressed as any of their schoolmates often carry 
their ambition too far, and need to learn that it is no kind- 
ness to the daughter to dress her beyond the family means. 
The girl learns to put too much emphasis on fine clothes, 
and insists on having them — one of the worst of evils in 
its insidious undermining of character. Every girl, es- 
pecially of high school age, has seen unhappiness inflicted 
on the plainly- dressed student by the superciUous attitude 
toward her of some better dressed classmate. The girl 
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of true American spirit will use her example and influence 
against such snobbishness. 

Color harmony. — The first essential in choosing a color 
for a dress is its harmony with the characteristics of the 
wearer. A dark red dress is a charming setting for a girl 
with clear skin and dark hair and eyes, but it makes a florid 
complexion more prominent.) Vivid colors accentuate any 
defect of figiu^ or coloring, and ought to be avoided by 
stout people. They seem in their right place when found 
in sport clothes for young people, yet even here they need 
to be chosen with taste. Recent tendencies in art have 
brought about changes in public taste, and striking designs 
and color combinations have become popular. It takes 
more knowledge of color harmonies than was formerly neces- 
sary to discriminate between the good and the bad. 

A dress chosen in its material or trimming to repeat the 
color of the eyes is usually becoming. Auburn hair gives an 
opportunity for beautiful effects in color harmony. Bronze 
and other shades of brown are often more effective with this 
color of hair than the traditional greens and blues. 

If one cannot have more than one or two hats and outer 
wraps, the dresses should be bought with reference to these, 
or vice versa. A purple dress does not harmonize with a 
blue coat and a red hat. In winter especially, it is econom- 
ical to have the important parts of the wardrobe in one 
color scheme, in order to make combinations possible. 

Design. — ■ When design is considered, moat people need 
to be treated as individuals rather than belonging to a type 
or general class. More can be learned about becoming 
line and design from a full length mirror than from a fashion 
sheet. That is to say, the proportions of each figure should 
settle the fashion of the dress, regardless of whether it is in 
accord with the prevaihng mode. Even if short skirts 
are in order, short figm-es look better in loiter ones. The 
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person with the extreme figure, either thin or stout, tall 
or short, needs to adopt the costume design which will 
not accentuate such characteristics. Broad stripes, large 
plaids and other conspicuous patterns exaggerate short, stout 
figures and make them look grotesque, while long, un- 
broken hnes and no fullness are equally bad on thin figures 
of unusual height. The eye follows the prevailing direc- 
tion in the hne or design of a gown ; the principle to be 
followed, therefore, is to lead the eye away from defects in 
the proportion of the figure. A broken effect in the line of 
the skirt, such as a flounce, and breadth in the shoulders 
and sleeves carry the eye in the horizontal rather than the ver^ 
tical direction, and take away the effect of height. An outer 
wrap of medium length is more becoming to a tall person than 
an extremely long or short one. The Eton jacket effect is 
unbecoming to such because it accentuates the length of the 
figure from the waist down. One-piece gowns with trimming 
effects that give length are becoming to the short person. 

An artistic arrar^eraent of line can make an art composi- 
tion of a dress as well as of a drawing. The design should 
have imity and balance. Lines that are jerky or that lead 
nowhere are irritating, but a smooth sweep of line gives 
satisfaction to the eye. Just as in a painting a good effect 
in composition is produced by causing the eye to travel 
from the central object to its echo, so in a dress a leading 
effect in color or design in one part may be repeated with 
less emphasis in a less conspicuous part, such as in the yoke, 
collar or cuffs. The value of this treatment may be seen 
by studying Corot's " Spring." 

It is well to be conservative about adopting striking inno- 
vations in costume design. Since some of these have a 
brief season's vogue, next season the garment b conspicuous, 
" Be not the first by whom the new ia tried. 
Nor yet the last to lay the old aside." 
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Comfort. — This is a consideration that is often over- 
looked in planning a dress. The style is first thought of, 
and comfort is taken more or less for granted. The past 
twenty years have seen eras of wholesale discomfort at- 
tendant on certain styles, e.g. high, tight collars, sleeves 
that bind, waists that pinch and skirts that hobble. If 
one chooses, it is easy at the present time to select fashions 
that break none of the rules of hygiene. Comfort may be 
enjoyed in skirts that are sensible as to length and full- 
ness, one-piece dresses may give ample room at the waist 
and suspend the weight from the shoulders, and the low 
neck, if not extreme, ia comfortable and hygienic. 

Durability. — As materials soar in price, the question of 
durability becomes more important. In this the tables 
of materials at the ends of the chapters on cotton, linen, 
wool and silk will be helpful. For example, it will be seen 
from the list of cotton fabrics that batiste and organdie are 
sheer cotton materials used for dresses, of about the same 
width and range of price. Batiste launders well, but or- 
gandie loses its finish and beauty. In silk, chiffon cloth is 
more durable than chiffon, but Georgette cr§pe ia more last- 
ing than either, being stronger and capable of being washed. 
Foulard of the same price as taffeta would probably have 
two or three times the wearing value. 

Where different grades of the same material are found, 
it pays to buy a good quality even if the initial expense is 
high. 

The cost of clothing. — Cost is for most people a deter- 
mining factor in the choice of clothing. Many are forced 
by the limitations of their means to choose the plainest and 
most serviceable garments, often at some sacrifice of beauty 
and artistic effect. Careful planning ahead is of great 
assistance in making a little money go far for clothing ex- 
penditure. It eliminates the waste of buying the wrong or 
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unnecessary thing, so that the articles that are bought 
represent a thoughtful and judicious outlay. 

It is a helpful plan to keep expense accounts, and from 
them to determine the amount that can be spent for cloth- 
ing. Experts agree that a fair division of income allows 
about 15 per cent for clothes. According to this, a woman 
with a yearly salary of $1000 would be justified in spending 
$150 on clothii^ and incidentals of dress. As times change, 
however, and prices of food and shelter increase out of 
proportion to the salary, there is a tendency to save on 
textile material, and probably 12 per cent approximates 
more nearly the expenditure of most wage earners at present. 

The clothing budget. — The beat method of planning the 
distribution of the money allotted for clothing is to make a 
list or budget of all the required articles of dress and appor- 
tion the fund accordingly. The following is a su^ested 
basis for apportionment : 

Hata, ooat, suit, sweater, ahirt waista . . 53 per oent. 

Negligees, underwear, corsets 14 per cent. 

Shoes, hosiery, rubbers, umbrella ... 20 per cent. 

Gloves, neckwear, sundries 13 per cent, 

A budget is planned usually to cover three years in ad- 
vance, so that such garments as outer wraps may be carried 
over through their period of wear. The division of the 
clothing allowance shows just how much may be spent for 
the larger articles of dress. The budgets for each of the three 
years will not total the same, as in one of the three, at least, 
there will be an extra expenditure for a winter coat, sweater, 
or similar garment representing a considerable outlay but a 
long period of wear. 

Ready-made and homemade garments. — For the busy 
woman who cannot afford the time to select material and 
plan garments, buying clothing ready-made is an easy 
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solution of the problem of dress. This is its great advan- 
tage. Another point in favor of the ready-made dress or 
suit is that its becomingness and suitability can be studied 
and compared with other models before purchasing, whereas 
with the homemade dress, although the finished product 
may prove to be disappointing, it usually has to be worn. 
A^ain, in ready-made clothing the choice of style and ma- 
terial is so wide that one often finds artistic designs and 
color combinations beyond the power of the average dress- 
maker to originate. 

To balance the good features of buying clothing ready- 
made are these considerations : 

It is difficult to find a perfect fit. Alterations are ex- 
pensive and sometimes spoil the effect of the gown ; for 
example, shortening a skirt which depends upon long lines 
for its grace and symmetry of parte. 

As a rule, the cost of ready-made dresses is high, consider- 
ing the grade of material and the workmanship. The 
garment might cost more if the same material were made 
up by a first-class dressmaker, but the difference in workman- 
ship would give it longer life. 

Those who wish conservative styles find it hard to choose 
a ready-made dress at a reasonable price. Each season 
sees the stores stocked with models representing the latest 
and often the most extreme and transient of the fashions. 
These are comparatively cheap; the exclusive and artistic 
dresses which good taste would choose can be found, but 
are often quite out of the reach of the Umited pocketbook. 
The transient nature of these extreme styles makes the wearer 
of them conscious of being conspicuous if she has to wear 
the garment the following season. 

The ideal way of solving the dress problem is to possess 
fewer dresses, but buy excellent material for these and have 
them made by a dressmaker who knows how to plan gar- 
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ments that are right for the individual and of a style that 
will look well for several seasons. Such dresses outwear 
the ready-made ones, and give satisfaction as long as they 
last. 

Many girls and women have taste and ability in making 
their own dresses. This allows for a number of garments 
at a small total coat, and is an admirable plan provided the 
individual does not confine herself to her sowing to the 
impairment of her health. The girl who is in school, office 
or other business place in the daylight hours would better 
spend a part of each twenty-four hours in healthful recrear 
tion thanin constant sewing, even though it means a scanty 
wardrobe. If she makes her own dresses, good sense should 
lead her to choose the simplest and easiest of the suitable 
styles. 

Tlie economics of textile production. — Since women are 
the lai^est buyers of textiles, they have a measure of respon- 
sibility for the hours, wages and working conditions of 
laborers on textile material. It devolves upon them to 
imderstand something of the economic relation between 
them and the human factors, as well as the mechanical, in a 
field of production which they so largely create and control. 
Unless the manufacturers have the cooperation of the 
consumer, it is difficult for them, under the stress of competi- 
tion, to maintain a high standard of working conditions 
in the production of some kinds of textile goods. 

The conBumer's relation to the producer. — A, larg e 
part of the buying .B.ublic,jlemaiida-~ ^eap articles of wear, 
regardless of how cheapnessJiasJ:teen. brought about. Such 
goods can be pro3uc5d"^ly under a system of cheap labor 
on c heap mat erials. The most profitable type of labor for 
the manufacturer, and the one which reacts most in the 
cheapening of certain classes of goods, is the work which 
is put out of the factory to be done in the homes. Here 
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the labor of all memberB of the family can be utilized, with- 
' out reference to age, factory law, or living wage, and the 
employer is under no expense for factory maintenance nor 
for the payment of wages in dull seasons. This is the 
sweating system, and the homes where the work is done are 
called by the gu^estive name of sweat shops. 

The sweating system. — The evils of the sweating system 
are long hours, low wages, unsanitary conditions and the 
spread of disease, the " speeding up " process, lack of in- 
spection, and the social effects of the system. 

The hours of labor in the home are impossible to regulate. 
ITie inadequate pay, the irregularity of employment and 
the rush in busy seasons create a necessity for long hours 
of toil, in which httle children participate. Seventy-four 
per cent of the artificial flower supply of the United States 
is made in New York City, more than half of these flowers 
in tenement homes. Within the past two years prices such 
as the following for this and other hues of goods have pre- 
vailed : 

For puttit^ artificial berries on stepis, one cent per gross. 
The average daily earning is ten to fifteen cents. 

For making artificial violets, five cents for six bunches of 
twenty-four flowers each. 

For Irish crochet yokes, nine cents each, out of which the 
worker pays two and one-half cents for thread. 

For finishing overcoats, six cents a coat. 

For making underwear, seventy-five cents a dozen for 
nightgowns, twenty-two cents a dozen for coraet covers. 

Because of harder conditions of living at the present time, 
more work is being taken into tenement homes, much of 
it created by the demand for increased production of articles 
for war supplies or related uses. Recently little children 
have been preparing lapel-button American fl^s at three 
cents per gross. 
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The tenement homes where work of this character is done 
are licensed by the Bureau of Factory Inspection, but at 
present there is an average of one inspector to one thousand 
houses, and a house often receives inspection only once in a 
year. During that time many contagious diseases may 
run their course. Two blocks of these licensed houses in 
New York City are reported to have the dirtiest homes, 
lowest standards of living, and the highest disease and 
death rate of any section of the city. The danger to the 
community at large ia so real that the New York Factory 
Investigating Commission has had a law passed prohibitii^ 
work for a factory in tenement homes on food products, 
dolls or dolls' clothing, and children's or infants' wearing 
apparel. 

Although there is a law which forbids children to do factory 
work in a tenement home, owing to the lack of adequate 
inspection it is practically unenforced. 

The remedy for the sweating system is to abolish it, and 
do in the factory, for a Uving wage, the work now done in 
the tenement homes. A business which exists in part on 
labor which is practically unpaid for, much of it child labor, 
is on a wrong economic basis, and a menace to society be- 
cause of the evils it fosters. The National Consumers' 
League has worked for twenty-five years to brii^ about 
better conditions of labor in this field, and a living wage for 
all women workers. It has been instrumental in having 
laws enacted which limit the hours per week of women 
workers in factories, and which in a number of other ways 
aim to improve working conditions for the employee and to 
safeguard the public. It seeks to arouse public sentiment 
to the need for further legislation, and a more adequate 
enforcement of existii^ laws- For the protection of the 
consumer, it affixes a label to ready-made articles which 
are manutactured in factories under sanitary conditions. 
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At present this label is not a guaranty of r^ht conditions 
of production as to hours and wages, except that no children 
under age are employed, and the state labor laws are other- 
wise obeyed. There is, however, a " white list " of business 
places such as department stores, prepared by the League, 
to which the consumer may refer if she wishes to give her 
patronage to those stores which 
give their employees fair treat- 
ment. 

Frequent style changes. — This 
is an economic evil for which 
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must share the responsibuity. 
Rapidity of style changes reacts on the manufacturer 
to put bis industry on an unsettled basis. He cannot 
use slack inter-season times to make goods ahead of the 
demand, for at any moment new fabrics or fashions may 
arise which will have sufficient vogue, to crowd the old 
aside. Consequently there are long periods of inactivity, 
alternating with times when the speeding-up process, down 
to the sweat shop, is at its height. Nothing is more un- 
settling to labor than this. The designers not only create 
new styles for every season, but an endless variety of 
styles, to satisfy buyers who demand exclusive models for 
customers who do not wish to see their suit or dress dupli- 
cated on another person. Each change in pattern calls 
for a new price agreement with the piece workers, and 
much loss of time is involved. Moreover, the styles for 
one season differ so from the next that any stock left on the 
retailer's hands is more or less a loss, and prices of goods are 
higher in consequence. Since the fashion magazines go all 
over the country, even the country store must get in the 
new fabrics and designs, thoi^h there may be a good stock 
on hand of the superseded styles. This economic waste is 
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connected with clothing for women rather than for men. 
When it is necessary to exercise economy in the use of raw 
materials so that military needs may be met and mills not 
be overburdened, it becomes plain that a chai^ should 
be made toward restricting and simphfying styles in fabrics 
and garments. We must realize, too, that the same con- 
siderations should be applied to the long period of recupera- 
tion ^^hieh must follow the war. 

Ethics of shopping. — There are some bad habits into 
which a large part of the shopping pubhc has fallen, which 
cause considerable loss, often to the merchant, and quite 
as often to the purchaser. 

Bad shopping habits. — These are the stretching of the 
delixATy and return privileges, late shqppii^, and, in some 
cases, buying at baj'guiL.sales. 

Stretching the delivery prinlege. — The delivery of all 
merchandise, both of foods and dry goods, has become so 
universal, that even the smallest packi^es are seldom 
carried. There is some justification for this, for often in 
large department stores more time is consumed waiting for 
the return of the wrapped pack^e than the customer can 
afford to spend. Shopping devices such as " take " transfer 
cards are found in some stores, and for those who purchase 
in several departments they eliminate this loss of time. 
The packages are ready to be taken within a few minutes 
of the time of the last purchase. If the stores could mini- 
mize still more the time consumed in waiting for a single 
purchase, more parcels would be carried home. For de- 
livery sales, the stores wish their patrons to use transfer 
cards, even when making two or more purchases in a single 
department. This system provides that the purchases are 
collected in one package for a single delivery. Otherwise 
more than one delivery is sometimes made. The cost of 
delivery may be said to average ten cents for each package. 
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At present the maintenance of the delivery service in- 
creases the cost of merchandise, and is paid by all alike, 
whether parcels are carried or not. If it were feasible, it 
would be fairer to the consumer to charge a net price, and 
add a charge for delivery. However, any saving to the 
merchant works out in time, throi^ the laws of compe- 
tition, to the benefit of the consumer. An investigation 
by the Department of Commerce at Washington reveals 
what delivery costs amount to. A number of retail stores 
in Washington gave figures which showed that for sales 
amounting to $38,000,000 in round numbers, the cost of 
delivery amounted to $2,000,000, making it necessary to 
add about five per cent to the seUing price of the stock. 

Stretching the return privilege. — The bad habit of re- 
turning goods is entirely within the power of the purchaser 
to correct. Many shoppers show a lack of conscience 
amounting to dishonesty in this matter. It is not uncommon 
for a so-called purchaser to order an expensive article sent 
home, with the definite plan of wearing the article on 
one or two occasions and then returning it. The store 
usually takes it back even thoi^h damaged, rather than 
lose a customer or its reputation for generous dealing. 
Dishes and furniture are obtained in the same way for a 
single occasion or for longer use, and are sometimes sent 
back so late in the season that their sale is lost because the 
demand is over. The stores have had to protect themselves 
as far as possible against such dishonesty by affixing labels 
in prominent places to wearing apparel, and refusing to 
accept the return of goods from which the label has been 
removed. Many stores now limit the period in which goods 
may be exchat^ed or credited to a very few days. The 
amount of stock which is out on approval from a large store 
in a single day amounts to thousands of dollars, of which 
perhaps one-fifth will be sold. The merchant must keep 
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overstocked to offset this, in order to have a full line of goods 
in the store. In some elassses of goods in which there is 
a shortage of raw materials, the depletion of stock from this 
cause prevents the merchant from ever having a full line 
to display. It is a conservative estimate that the cost of 
delivering, calling for, and redehvering, when an article is 
exchanged, makes a spool of thread, for example, cost 20 
cents. 

Laie shopping adds considerably to the running expenses 
of a store, and incidentally to the cost of goods. Stores are 
crowded during the middle and latter part of the day, and 
almost empty in the early morning hours. More than 75 
per cent of sales dre made after two o'clock. The merchant 
must keep a larger sales force to meet this congestion than 
would be necessary if the sales were evenly distributed 
through the day. Those who shop at ^9 a.i ^ mstead of 3 
P.M. get better attention, have better opportunities to make 
selections, and lessen by so much the later strain on the 
salespeople. Helping to equalize the day's sales wiU thus 
prove of immediate benefit to the purchaser, and of eventual 
benefit in the improved quality or the lower prices it will 
enable the merchant to offer. 

The Christmas rush. — The dread with which all sales- 
people regard the Christmas season is an evidence of the 
thoughtless attitude of the general public toward the wel- 
fare of this large group of workers. The eleventh hour 
rush for Christmas gifts keeps some stores open until 10 
P.M. or even midnight for the week before Christmas, and, 
even in the best conducted establishments, sends the em- 
ployees home in an exhausted condition night after night. 

Lack of consideration for salespeople. — Many women are 
indefatigable shoppers, but small buyers. Without in- 
trading to purchase, they iospect a complete line of goods 
and then walk away, blind to the fact that they have pre- 
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vented the saleswoman from making other sales. This is 
the more discouraging to the saleswoman if she is working 
on a commission basb. A number of stores allow com- 
missions to their sales force in addition to salaries, on ail 
sales beyond a certain amount. Taking the employee's 
time without intending to purchase, or nuUifying a sale by 
making a careless purchase and returning it, is equivalent 
to reducing her weekly wage. 

Another point which the thoughtless shopper overlooks 
is this : After she has engaged the time of a saleswoman for 
a considerable period in showing goods, she may go away 
without purchasing, but return later and give her order to 
another girl at the same counter. The first girl really made 
the sale, and should receive the order. 

People who do not fail in courtesy ebewhere often forget 
to be courteous to the girl behind the counter, yet resent 
any irritability on her part. Fair treatment usually brings 
fair treatment in return. For example, if the customer 
wishes to defer purchasing until she has looked at the same 
goods elsewhere, a frank statement of her intention is 
better than conceahnent, and will almost always be met 
by willing service. 

Bargain sales. — Shoppers are becoming educated in the 
matter of bargain sales. The bargain counters do not 
have, as a rule, the besieging crowds of former times. Still, 
there are hundreds of shoppers who cannot resist the lure 
of the advertised bargain prices. 

The great fault with the bai^ain sale is that it induces 
piu-chasers to buy articles for which they have no real need, 
simply because they are supposed to be cheap. Often the 
merchandise is really marked down considerably; quite 
as often the sale offers a few real bargains mixed in with 
stock which is not worth any more, at most, than its selhng 
price. As an illustration, in a certain store an article of 
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unique pattern, the only one of its kind in stock, was put on 
sale a,t Christmas at a high valuation. After Christmas it 
was marked down considerably, but not sold. Two months 
later it appeared in a bai^ain sale of that class of goods 
at its Christmas price. No one should be drawn into bar- 
gain purchasing who is not thoroughly familiar with the 
regular values and prices of the merchandise on sale. 

Good shopping habits. — Sectsonal sales. — On the other 
hand, it is a matter of economy and efficiEucy io talt(r»d- 
vantage of seasonal sales. Rehable stores offer these sales 
at stated times to avoid carrying over a heavy stock to the 
next season. Some of these are the regular white goods and 
furniture sales, and the offerings of dresses and suits at the 
end of seasons. The housewife whd^ looks ahead and pur- 
chases her year's supply of household linens and muslins 
at these sales is applying good business methods to house- 
hold expenditure. 

Remnants are frequently put on sale at reduced price. 
To be sure that it is economy to buy a remnant, the regular 
price of the article should be known ; with yard goods it is 
sometimes only a cent or two higher per yard. In this 
case, if there is a little more material in the remnant than is 
needed, it is extravagance to buy it. Good values are 
often obtained in upholstery remnants. Small pieces of 
brocade, tapestry, damask or cretonne, large enough for 
a chair or a pillow cover, frequently can be bought at half 
price. 

Buying based on knowledge. — The inteUigent shopper 
knows values. She knows the current cost of the satis- 
factory grades of dress materiab, household muslins and 
linens, and how to judge the real worth of material; she 
knows what materials wear best for certain purposes, and 
what ones to avoid ; what colors are tub proof and sun 
proof, and the materials that shrink or that hold their 
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shape. This knowledge brings the lai^est possible return 
for the money invested. It requires years of study and 
experience to become an expert purchaser. 

It is a time-saving plan to learn in what stores certain 
goods can be purchased to advantf^e, and form a habit of 
going to a given store for a particular line. In this way a 
customer becomes known to the sales force, which in dealing 
with a large store is a valuable asset to the shopper. 

Htqiene 

Importance of dress hygiene. — Clothing is too seldom 
chosen with a. conscious regard to its influence on body 
health. Fashion, price and attractiveness are the dominant 
factors in selection. Yet it is no more rational to expect 
an unwisely clothed body to be in perfect physical condition 
than it is an ill-nourished one. The body may tolerate 
improper food for a long time ; the penalty for clothing it 
improperly is often swift and sure. Apart from this direct 
connection of careless or reckless habits in dress with dis- 
ease, is the further consideration that clothing has a con- 
stant influence on such normal functions of the body as heat 
regulation, excretion, and motion. 

Clothing and body heat. — Food is the fuel which the 
body engine converts into energy, much of it in the form of 
heat ; clothing conserves this heat. Good health depends 
upon the maintenance of an even body temperature of 
about 98 degrees. A variation of a few degrees either way 
often means death. Among civilized men, clothing is the 
principal means of keeping the body at even heat. It does 
this most efficiently when it makes a covering of equal 
warmth throughout, adapted to temperature conditions. 
This equal distribution of warmth is important. If the 
covering is insufficient in warmth as a whole, or leaves 
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portions of the body exposed to cold, nature has to make 
two kinds of heat adjustment for our safety. The physical 
adjustment is accomplished by sending less blood to the 
skin, in order that less heat may be lost by radiation and 
conduction, and by a checking of the rate of perspiration, 
The chemical adjustment means increased oxidation in the 
body tissues. In other words, the body is consuming more 
fuel, just as a furnace must in order to send out more 
heat. This extra fuel supply for the body. If not obtained 
by increasing the food eaten, is furnished at the expense of 
body energy. Having learned to depend on clothing, we 
should make it adequate to the body's needs. The choice 
of clothing from a hygienic standpoint demands an under- 
standing of these facts and a mind superior to the dictates 
of fashion. The fashion which decrees straw hats and low 
shoes in January, and furs and velvet hats in August, is 
not concerned with health in dress. 

The hardening -process. — The fallacy of the " hardening 
process " is responsible for some violations of the laws of 
hygiene in modern dress. No doubt one may make a 
practice of pressing too warmly, so that the vessels of the 
skin are kept relaxed and not in condition to meet sudden 
exposure. On the other hand, women and girls appear 
on the streets in winter with thin-soled low shoes worn 
without rubbers in snow and sleet ; ankles exposed in the 
thinnest of stockings, and neck and chest bare to the cold. 
The body cannot be kept in firm health by a kind of ex- 
posure which lowers its working eflGdency ajid leaves little 
margin of safety in time of need. This method of harden- 
ing means the survival of the fittest. Even the fittest 
come throi^ a little less fit. 

Little children are quite commonly made victims of the 
hardening process. As soon as it is spring by the calendar, 
they can be seen in low socks with bare knees in the raw winds 
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of March and April. The only time for an exposure of this 
kind is a summer day. The joints need extra covering 
rather than none, because they are areas of sl^bt beat pro- 
duction. The ill eEEects of this system of dressing children 
may not be seen at once except in a lowering of body tone, 
but it may lay the foundation for disease later. Children 
need as warm clothing as the normal adult, because their 
surface area is great in proportion to their size, and all 
their reserve enei^ is required for growth. 

Garments for mnter wear. — In steam-heated houses and 
public buildings the temperature in winter may be fifty or 
sixty degrees higher than that out of doors. Such a con- 
dition requires a special adjustment of clothing. Most 
people, except little children and the aged, find it best to 
make their indoor clothing for winter correspond to the 
summer temperature in their houses, and to depend, upon 
heavy outer wraps for protection against the cold outside. 
At least it is not well for active people who are indoors 
most of the time to wear both under and outer garments of 
heavy material in winter, since the relaxing effect of ex- 
cessive perspiration makes the wearer more subject to chill 
when going into the outer air. This is a risk incurred by 
those who keep on heavy cloaks and furs in overheated 
trains or public buildings, or who in light evening dress go 
from a hot room to the outer air to cool off. Many colds 
could be avoided if wraps were taken off and put on with 
some regard to temperature conditions. 

In winter, the function of the outer garments is to keep 
out the cold ; of those next the skin, to be non-conductors 
of the heat of the body. Because of the difference in- func- 
tion, a different type of fabric is required for each. The 
outer garment should keep the wind from passing too freely 
to the body, therefore its texture shoidd be close, A close 
weave, such as broadcloth, keeps in the air wanned by 
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contact with the skin ; a loose weave allows air currents to 
enter freely and cool the body. For this reason, a sweater 
suit is. not the right kind of protection for a little child on a 
cold windy day, but with a light-weight, closely woven coat 
over it the combination is good. The leather hunting jacket 
lined with fur sums up the principle of protection in outer 
garments. Two hght-weight coats will be warmer than 
one heavier, because of the air held between them. 

The main requirement for a garment worn next the skin 
in winter is that it shall have a weave open enough to hold 
air in its meshes, but not so open as to allow too free cir- 
culation of air! Air not in motion is a poor conductor 
of heat, so if held in the meshes of an open weave it helps 
to hold in the body heat. Furs are warm because they 
hold so much air, and wool feels warmer than other fibers 
for the same reason. Good ventilation for the skin is also 
provided by the moderately open mesh. 

Garments for summer wear. — Underwear for warm weather 
may be of lighter weight and more open weave than that for 
winter. The principal difference is in the outer . dress, 
which should allow free circulation of air to the body. Both 
cotton and linen are good conductors of heat in smooth, 
close weaves, the latter feeling especially cool in this form. 
Linen allows more rapid evaporation of perspiration than any 
other material, so in a smooth weave may cool the body too 
rapidly and cause a chill. Cotton gives more heat protec- 
tion than linen. 

Choice of fiber. -^ In choosing underwear, the open mesh 
is a more important consideration than the kind of fiber. 
All fibers acquire a feeliiig of warmth in this weave. How- 
ever, there are some differences in the properties of the fibers 
themselves that have a bearing on their hygienic value. 

Fo: Rabies, young children, old people, and all those who 
exercise and perspire little and feel the cold, wool in under- 
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wear Ib d^irable because it is a non-conductor of heat. 
Even in these cases, however, it may well be mixed with one- 
fourth or one-half cotton or silk. Its drawbacks for the 
average person are many. It tends to overheat those who 
exercise, then when excessive perspiration follows it does 
not allow it to evaporate, but soaks it in until the garment 
feels clanmiy, and a chill is likely to follow exposure to a 
penetrating wind. Another disadvantage of all wool under- 
wear is that it will shrink with laundering, the fabric becomes 
felted and boardlike, and the openings of the weave dia< 
appear. In this form it increases perspiration and absorbs 
it, without giving proper ventilation. Since wool can hold 
much moisture in its pores, the fibers become clc^ged with 
the secretions of the skin, and the garment is then difficult 
to cleanse. A mixture of wool with some cotton, or wool 
and silk, shrinks less and stays soft and open. The initial 
cost of silk and wool underwear for babies is high, but if 
stretching frames are used for the shirts, bands and stock- 
ings, the garments last much longer than those from all 
wool, which even if carefully laundered soon become too 
small. 

Silk has good properties for open mesh underwear. It 
is cleanly, absorbs perspiration but does not retain it, and 
is a poor conductor of heat. Its cost, the care that must 
be taken in laundering it, and its clinging smoothness 
take away somewhat from its popularity, except in com- 
bination with other fibers. 

Cotton and linen in open weave have heat-conserving 
properties which in close weave they do not possess. Cotton 
holds more air than linen, and does not lose moisture by 
evaporation so readily. It allows perspiration to pass off 
rapidly enough for a feeling of comfort, without chill. Un- 
Uke Unen, it is woven into fabrics having a finish and a . ^ng 
of warmth and softness Uke that of wool. As it is easily 
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pi-ocured in suitable weights for both winter and sum- 
mer wear, most people find it satisfactory for all-year gar- 
ments. 

Clothing and perepiration. — The average grown person 
gives off at least three pints of water per day as sensible or 
insensible perspiration. The clothing takes up most of 
this, in addition to oily secretions from the sebaceous glands. 
All this will clog the pores of the skin if it is not absorbed 
and discharged readily through the clothing, and it follows 
that the blood cannot make full use of the skin in the normal 
way as an oi^an of excretion. 

As has been said, wool will hold a great deal of moisture, 
and it dries slowly. Silk is almost as capable of moisture 
absorption as wool, but it dries more quickly. Cotton and 
linen take up about the same amount of moisture — only 
about one-fourth of that which wool absorbs. 

Clothing and a clean body. — Wool is the least cleanly 
of the fibers, because of its nature. It holds sweaty and 
oily secretions, and more bacteria can be found on its sur- 
face than on any other material under the same conditions. 
It is not easy to sterilize it and at the same time keep it soft 
and unfelted. Bacteria cannot be removed by the ordinary 
laundering of wool in tepid water and a neutral soap ; strong 
soaps and boiling water cannot be used. Cotton is not 
naturally so clean as linen, as it has not the smooth, oil-free 
fiber of the latter. Experiments have shown that in exactly 
similar conditions cotton will collect two or three times as 
much dirt and bacteria as linen. However, it launders 
easily, can be sterilized without harm, and therefore with 
frequent changes is sanitary. 

Frequent changes of underwear are quite as necessary as 
frequent baths. Little children especially are liable to 
disease arising from insanitary conditions, and need the 
help that a clean skin and clean clothing give toward vigorous 
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growth. The flannels that a baby wears next to its skin 
should be changed and washed every day. 

Outer garments, though they may not come in contact 
with the skin, need much attention as to cleanliness. It is 
a pity that most of our winter dresses are not washable, 
but they can at least be frequently brushed and beaten 
free from street dust. Occasional dry cleaning of these 
garments is worth while. 

Clothing and an um-eGtricted body. — A woman or girl 
can never expect to be really well if her clothing is habitually 
tight on any part of her body. Tight corsets, shoes, and 
collars bring about sure results in the development of local 
or general disorders. Freedom of motion for all the muscles 
of the body is nature's requirement. Especially will a woman 
suffer sooner or later if she wears an ill-fitting corset tight 
about the waist. Pressure on the region below the waist 
line is inevitable and hazardous. It may cause a displace- 
ment of the organs in the pelvic region. Tight stock- 
ing supporters fastened to the corset in front a^ravate the 
evil. The corset should be adjusted to fit comfortably and 
support the abdominal region, but be loose at the w^t 
line and above, to allow plenty of room for breathing. It 
should not be pressed or dri^ged down by heavy skirte, 
the weight of which comes on the waist. If a separate skirt 
is worn rather than a one-piece garment, it should be of 
hght- weight material. 

Shoes should be straight on the inside line, should fit the 
heel and instep sm^ly, but leave the toes free. Nature 
meant that we should have free motion of the toes in walk- 
ing. Pointed toes have a tendency to produce bunions 
and broken arches. Many who complain of rheumatisra in 
the feet are suffering from arch trouble brought on probably 
by badly shaped shoes. The sole of the shoe should be as 
wide as the sole of the foot when one is standing on it. The 



ECONOMICS AND HYGIENE OP CLOTHING 251 

heel should be broad, and low enough not to throw the whole 
weight of the body on the toes, yet if the arch of the foot is 
unusually high, or on the other hand broken down, a low 
heel may not be so comfortable and supportii^ as one of 
moderate height. 

A hat which is heavy and does not afford ventilation to 
the scalp can do considerable harm to the hair even in a few 
weeks of wear. The hair loses its resilience and becomes 
heavy and lifeless. Pressure on the nerves and blood vessels 
that supply the scalp interferes with their functioning, and 
combines with the lack of ventilation to bring about the 
evil results. Girls who are outdoors a great deal in the 
summer time without hats on soon notice an improvement 
in the condition of their hair. 

The general principles of the hygiene of clothing do not 
change. Warmth, ventilation, freedom of movement and 
cleanliness are foundation requirements for every one. 
How these requirements can best be met in her own case is 
the part of the individual to decide. As has been seen, the 
warmth of wool is not suited to aJl persons and occupations, 
nor the coohng effect of linen. If students of dress hygiene 
will interpret its principles intelUgently, and use the knowl- 
edge as a governing influence in their choice of dress, there 
will be less of slavish following of the fashions, and more real 
health and comfort. 

QUESTIONS 

1. Wbat are some guiding factors in the selection of a dress? 
Give your interpretation ot the meaning of each one. 

2. Describe the dresa you would oooaider becoming and ap- 
propriate to : 

a. A short, stout, middle-^^ woman. 

b. A tall slim girl of sixteen. 
e. A white-haired old lady. 

d. A girl with gray eyes and light hair, one with dark eyes and 
dark hair, and one with brown eyes and auburn hair. 
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3. For your own satisfaotiaa, beein keeping an acoount of what 
your clothes cost. Compare your outlay tor the groups of articles 
given in the text with the Buggeated apportionment allotted to them. 

4. In the paragraph on "durability," in this chapter, com- 
parisons are made between certain fabrics. Make further com- 
parisons by consulting the lists at the end of chapters IV, V. VI, and 
VIL 

5. What points can you make against and in favor of ready- 
made clothing? 

6. In the purchasing of ready-made underwear, how may one 
help to better labor conditions ? 

7. What to you seem important points to remember in forming 
good shopping habits? 

8. In connection with hygiene, what main ofBces should cloth- 
ing perform for the body? 

9. Describe the result of iuaufficient or unequal clothing on the 
body's heat supply, and the adjustment the body must make to 
meet the deficiency. 

10. Give the disadvant^es of wool in a fabric to be worn next 
the skin. In what ways, may some of these disadvantages be 
overcome? Under what oiroumstancea would you recommend 
wool or part wool underwear? 

11. Compare cotton, linen and silk for underwear, as to cost, 
cleanliness and heat conservation. 

12. In what respects do the requirements for underwear and outer 
garments differ in winter? In summer? 

13. Which will give more heat protection, two or three light- 
weight coats, or the same thickness of material in one coat? Why? 

14. What rules of hygiene should govern choice of corsets, shoes 
and hats 7 

Questions and Prohlehs 7ott Further Studt 

1. Study the dress of the most becomingly gowned people you 
meet, and decide in what its becomingness consists. Find in maga- 
zines illustrations of garments which are admirable in thoir design, 
color, decoration and simplicity. 

2. Criticize your own clothing from the hygienic standpoint. 

3. Describe the kind of shoe, underwear and outer (Nothing 
suitable for a two-yeai-old child in winter. 
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Batik. A method of dyeing or^nating in Java. The pattern is 

painted on with wax before the material is dyed. 
Battening. The pressing together of the filling threads in weaving. 
Beetling. A process of finishing cotton and linen goods in which 

the threads are beaten flat. 
Boiled-ofE silk. Silk from which the sericin or gum has been - 

removed. 
Boll. The pod or capsule of the cotton plant which oontains the 

cotton fibers. 
Breaking. The crushing and first separation of the woody portion 

from flax and similar fibers, after the retting process. 
Brides. Ties joining the pattern in real lace. 
Calendering. A process of givii^ a smooth, glossy surface to 

cotton cloth particularly by means of pressure under rollers. 
Carbonizing. Removing vegetable matter from wool by acids. 
Conditioning. A process of restoring the normal amount of moistiire 

to textile fibers. 
Count. The number given to yarn to indicate its fineness. 
Crofting. Orass bleaehing of hnen. 
Extract wool. See Remanufaetured wool. 
Fleece. The wool after shearing from the sheep. Loose wool. 
Float. The threads which run from figure to figure in some pattern 

weaving. 
Flocks. Soft short fibers of wool thrown off by certain processes 

of woolen and worsted manufacture. 
Flyer. A U-shaped piece of wood with projecting wires, which 

revolves around the spindle in the fiax wheel. A similar device 

in a spinning frame which revolves about the bobbin to twist 

the yam. 
Fulling or milling. Processes of shrinking or felting woolen cloth 

for the purpose of making a close, firm, material such as 

broadcloth, 

» 257 ; ,, 
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Gassing. Singeing protruding fiber ends in a gas flame. 

Ginning. Separating ootton fibers from the seed. 

Hackling. Freeing flax fibers from woody particles and tow by a 

process similar to combing. 
Harness. A collection of healds or heddles. 
H«aldB or heddles. Cords or sticks having eyes or loops, throDgh 

which the warp threads pass in the loom. 
Kemps. Coarse, inferior wool fibers which do not dye well. 
Lappet weave. Weaving in which designs are embroidered on a 

fabric. C^n*^ 

Leno weave. Gauze weaving in combination with ^uTn weavfbgi 
Line. Long flax fibers. 

Lint. Cotton fibers after removal from the seed. 
Linters. Short hairs left attached to cotton seeds after the first 

ginnit^. 
Mangling. A process in the finishing of materials which smooths 

the cloth and gives luster. 
Hercerized^cotton. Cotton treated with caustic alkaU. The prod- 
uct is stronger and more lustrous than unmeroerized cotton. 
Mungo. See Remanufaetured wool. 
Needle point. Real lace made by hand with a needle. The stitch 

resembles buttonhole stitch. 
Heps. SmaU knots in cotton due to irregular growth or poor 

ginning. 
Noils. Short fibers left in combing worsted yarn. 
Organzine. Strong twisted silk thread used for warp. 
Pelt. The skin of the sheep before the wool is removed. 
Pick glass. A small magnifying glass used to determine the weave 

and quality of materials. 
Picking. Puttii^ in the filling threads in weaving. 
Pulled wool. Wool removed from dead pelts by treatment with 

chemicals. 
Reed. An attachment of the lathe or battening stick in a loom, 

consisting of cords or wires through which the warp threads 

Remanufaetured wool. Wool recovered from cast-off clothing, etc. 
Three grades exist: (1) Shoddy. From unfelted clothing 
such as. sweaters, stockings and blankets. (2) Mungo. From 
felted material such as broadcloth. (3) Extract. From 
mixed wool and cotton fabrics. The ootton is removed by 
carbonizing. 
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Retting. Rotting the flax stalks in order to separate the flax fibers 

from the woody portion. 
Rippling. Removing seeds and leaves from the flax stalk. 
Roughing. Coarse combing or hackling of flax. 
Ro^ng. The last stage of drawing out a lap or roll of fibers in 

preparation for spinning. 
Schteinerized cotton. Cotton cloth finished to give the appearoooe 

of mercerized cotton. 
Scutching. Knocking off the woody particles adhering to flax 

after the breaking process. 
Shed. An opening made in the warp threads to allow the filling 

thread to pass through. 
Shoddy. See Remanufactured wool. 
Singles. Silk thread having no twist. 
Slivn. A slender, untwisted rope of ootton or other fibers ready 

for drawing out and spinning. 
Slabbing. An intermediate stage of drawing out the sliver. 
Sorts. Division of a pelt into grades of wool. 
Souple. Silk from which, about one-sixth of the gum has been 

removed. 
Spun or waste silk. Inferior silk from various sources, which 

cannot be reeled and is carded and spun. 
Sta^e. The general fibers of wool, cotton, etc., with especial ref- 
erence to quality, particularly the length of fiber. 
Teazling- The napping of broadcloth or other cloths, by which 

the surface is roughed up by teazles. 
Temple or tenterhook. An attachment of the hand loom which 

kept the weave stretched to even width. 
Thrown silk. After reeling, silk is carried through processes anal- 
ogous to spinning, which result in threads known as thrown silk. 
Tops. The loni^vopl fibers prepared for worsted yam by combing. 
Tow. Coarse ofbroken parts of flax or hemp, separated by hackling 

from the linen fibers. 
Tram. Silk thread used for filling. 

Wup or ends. The threads running lengthwise of a weave. 
Wattling. An early form of weaving. 
Weft, woof, picks or filling. The threads numing across the warp 

in a weave. 
Woolens. Materials made from wool fibers which have not been 

combed and laid parallel. 
Worsteds. Materials made from combed and parallel fibered wool 

yam. o 
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Acids, acdon of. on ootton and linen. 
193. 194, 199. 

on silk and wool. 193, 106, 196. 
Albatross, 148. 

Alkalies, action of, oa artificial ailk. 
196. 

on cotMn and linen, 192. 194, 108. 

on ailk and wool. 192, 1»4, 106. 
Alkaline soaps, 196. 
Alpaca, 148, 

Analysis, of fabrics, 186-201. 
Animal fibers, classification of, 4. 

propartiea of, 5, 6, 
Arkwright, Richard. 33. 
Armure. 178. 
Artificial silk, microscopy of, 11. 

production of, 176. 

properties of. 176. 

testa for, 196. 

uses of, 176. 

varieties of, 174-176. 
Art linen. 120. 
Astrachan, 148. 



Bales, cotton, 71,72. 
Bargain sales, 242. 
Baronette, 178. 
Basket oloth, 148, 
Basket weave. 48. 
Batik, 65, 257. 
Batiste. 92. 
Battening, 25, 267, 
Bedford cord, 148. 
Beetling, 114. 257. 
Bengaline, 178. 
BesBonette bale, 72. 
Birdseye. 02. 
Blankets, 145. 
Bleaches, use of, 216, 217. 



Bleaching of linen, 112, 114. 

Block printing, B5. 

Bobbin, 30. 

Bobinet. 92. 

Body health, relation of clothing to. 

244-252. 
Bolivia cloth, 148. 
Boll. 257. See aUo Cotton. 
Breaking, fiai, 100, 257. 
Breaking teat for fibers, 197. 
Brides, 257. 
Brilliantine, 148. 
Broadcloth, 148. 
Brocade. 178. 
Brussels net, 92. 
Buckram, 92. 
Budget, clothing, 233. 
Bunting, 92, 148. 
Burling, 137. 
Burning teats for fibers, 190, 191, 

196. 
Butcher's linen, 120. 
By-products of cotton, 69. 

of Hai. 115. 

of wool. 131. 



Calendering. 77. 257. 

Cambric, 92, 120. 
Canton flannel, 92. 
Canvaa, 120. 
Carbonizing, 267. 
Card, hand. 16, 
ichine. 75. 
Carding, cotton. 75. 

primitive. 16, 

wool, 133, 

worsted, 134, 
Carpets, 141-143. 
Cartwright, E^imund, 3 
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Cashmere, 148. 






Challie, 148. 




classification of. 62-«4. 


Chambray. 92. 




countries ralung. 64. 


ChaHonnet ulk, 174. 17B. 






Charmeuse, 17S. 




Bast Indian, 64. 






Egyptian, 62. 


Cheviot. 148. 




finished products of. 80-86, 92-99 


Chiffon, 148, 178. 




fireproofing of. 221. 


Chilkat blanket, 23. 




ginning of. 67, 68. 


China gran. 12. 




grading of, 72. 


China silk. 178. 




growth of, 2, 60. 






merceriiation of, 7. S, 77. 


Chinti. 02. 




method of selling. 73. 


aoth beam. 28. 




microscopy of, 2, 7. 


ClothioK, care and repair of 


205-225. 


origin of. 60. 


choice of fiber for. 247. 




printing of. 78. 


coat of. 232. 




properties of. 4-6. 60. 82. 






Sea Island, 62. 






seeds, 69. 


for aummer, 247. 




South American. 62. 


for winter, 246. 




Upland. 62. 


general care of, 206-211. 






hyclene of, 244-252. 




141. 


ready-made w. homemade, 233- 


Cotton fabrics, hygiene of, 248. 249. 


235. 




list of, 92-99. 


lelation of, to absorption 


249. 


removal of dressing from, 198, 199 


to an unreatricted body. 250. 


Cotton Kin. roller. 68. 


to body heat, 244-249, 




Whitney's. 68. 






Cotton-linen fabrics, analysis of, 107- 


remodeling of, 221-223. 




199. 


special care of. 211-222. 






Coconut or coir fiber, 12. 




bale breaking, 74. 


Colors, setting of, 217, 




bleaching and dyeing, 76. 


Comb. Noble. 134. 13B. 




carding, 75, 


Combing, cotton. 75. 




centers of. 73. 74. 


wool, 75. 




combing. 75. 


worsted. 134. 




counts in. 75, 






finishing. 76-80. 




a markM 


knitting, 76. 






mercerising. 77. 


on teitUe production. 235-239. 


mixing. 74. 






spinning. 75. 


Copper glycerol solution, on 


silk. 195. 


weaving. 76. 


Corduroy, 92. 




Cotton thread and notions, 89. 90. 


Cotton. 58-99. 




Count. 257. 


action of acids and alkalies on. 


Crash. 02. 120. 


192-194. 196, 199. 




CrSpe, 92, 178, 180. 


j^pearnnoe of, 2. 7, 69. 




Crepon, 148. 


balinB of, 70-72. 




Cretonne. 92, 


bleaching of, 76. 




Crinoline, 92. 


botany of. 60. 
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Croftina, 267. 
Crompton. Sunuel, 34. 

Cultivated and wild ailk, I 
105, 196. 



Damask, M, 117, 120. 

Denim, 94. 

DeasD. choice of, in dreu, 230, 23! 

pattenui of. 47. 

structural, 46, 47. 

Burfaoe, 63. 
Diasonal, 148. 
Diaper, 120. 
Dimity, 94. 
Discharge dyeing, 78. 
Distaff, 15, le. 
Dotted Sffisa, 94. 
Double cloth, 52. 
Drawing of worst^ia, 135. 
Dress, appropriateoeas of, 228-230. 

color harmony of, 230. 

comfort of, 232. 

Amiga in, 230, 231. 

durability of, 232. 

ethical influence of, 229. 

KUidanoe in, 227-232. 
Dress linen, 120. 
Dreudng or siting, effect of, 79. 

reaaons for, 80. 

removal of, tOS, 200. 

subalances used for. 76, 77. 200. 
Drilling, B4. 
Duck, 94. 
Dyeing, 217-221. 

discharge, 78. 

equipment for, 218. 

of feathers, 220. ' 



of ai 



, 167, ] 



of wool, 137. 



East Indian cotton, 64. 
East Indian spinning, 17. 
Ecru ailk. 166. 
Eiderdown. 04. 
Egyptian cotton, 62. 



Embroideries, 87, 89. 

Eolienne. 148. 

Epidermal scales, influence of, oi 

felting. 8, 9. 137. 
number of, per inch, S. 
Estimation of finishing materials ii 

fabrics, 19S, 200. 
of weightinB in silk, 200. 
Etamine, 150. 
Extract wool, 140. 



Fabrics, of cotton. 92-90. 

knitted, 56-58. 

of linen. 116-122. 

of silk, 178-183. 

of wool. 148-153. 

woven structure of. 46-51. 
Factory system in United Stat«H, r 

suite of, 36. 37. 
Faille. 178. 

Fastness of dyes, 201. 202. 
Feathers, dyeing of, 220. 221. 
Felt, 150. 

Felting of wool, 9, 137. 
Fiber classification, 4. 
Filatures, 161. 
Finish, lisle, 77. 

Schreiner, 78. 
Finishing, of cotton, 76-80. 

of linen, 112. 114. 

of aUk, 169, 171. 

of wool, 136-139. 
Fireproofing of clotjiing, 231. 
Flannel, 150. 
Flannelette, 04. 
Fla», 100-122. 
*beetling, 112, 114. 

bleaching, 112^114. 

botany of, 101, 102. 

braokiiiB, 100. 

countries producing, 114-118. 

cultivation of, 102^104. 

hackling, 109. 

retting, 104-109. 

rippling. 104. 

scutching, 109. 

seeds, 115. 

sorting and cutting, 111. 

spinning. 112. _^ 



. Flos, weaving. 112. 
Flai fibers, appearance of, 2, 8. 

compoeitiou of, 3. 
Flazon. 94. 
Flax wheel, 19. 
Float. 257. 

Flocks, 137, 140, 257. 
Flyer. 19. 267. 
Fly shuttle. 31. 
Foulard, 178. 
FuUinK, of wool, 137, 257. 



Gabardine, 94, 160 

Galatea, 94. 
Gasmng. 77, 258. 
Gauze. 178. 
Gauze weave, 52. 
GUling. 134. 135. 



Gin. c 



1, 35. 



roller. 68. 

Whitney's, 68, 69. 
Gingham, 94. 
Gloria, 150, 180. 
Gloves. 84. 
Goat fibers, 126. 
Granite cloth, 150. 
Great wheel, 17, 18. 
Grenadine, 150. 180. 
Groagrain, 180. 

H 

Habutai, 180. 
Hackling of flai, 109, 25 
Hair fibers, 4, 8, 126. 
Hand carding, 16. 
Hand loom. 26-30. 
Handkerchief linen, 120. 
Hargreaves. James. 31-3 
Harness, 30, 41. 
Heald or heddle, 23. 24, 
Hemp, 12. 
Henrietta, 150. 
HoUand, 120. 
Homespun, 150. 
Hopsacking, 150. 
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Hydrochloric acid, effect of, on 

193, 195, 196. 
Hygiene of clothing, 244^252. 

I 

India silk. 180. 
Indian h^, 94. 
Industrial Revolution, 30-37. 

inventions during, 31-36. 

results of, 36, 37. 



Jaoquard, Joseph Marie, 41. 

Jacquard loom, 40-43. 
Javelle water, bleaching act 
216. 
, 94. 

Jenny, spinning, 32, 33. 
Jersey cloth, 150. 
Jersey silk, 180. 
Jersey wheel, 17. 
Jute, 11. 



Khaki, 94. 
Khaki kool, 180. 
Kindergarten clotb, 96. 
Knitted fabrics, 56-58. 

of cotton. 82-84. 

of silk. 173. 

of wool, 14G. 
Knitting, growth of, 57. 

history of, 56. 

machinery. 56. 



Lace, 84-87, 118. 
Ladies' cloth. 150. 
Lappet weave, 53, 268. 
Lawn. 96. 

League. Conaumers', 237. 
Leno weave, 53. 
Une (flax), 109. 

Linen, action of acids and alkalies 
193. 194. 199. 

antiquity of, 101. 

Belgian, 115. 



dresaias m, 199. 

fabrics of, 116-122. 

GermBD, 115. 

history of, 101. 

Irish, 115. 

manufacture of. 111, 112. 

microscopy of, 8. 

properties of, 5, 6, 102. 

reiQoval of dressing from. 199. 

Scotch, 115. 

source of, 101. 

tests for. 197, 198. 

weaving of, 112. 

Liale thread, 77. 
Lisse. orSpe, 180. 
Longcloth, 96. 
Loom, hand, 26-30. 

Jacquard, 40-43. 
. Navajo, 26. 

power, 35, 36, 39-43. 

primitive, 23. 

ZuOi, 28. • 
Louisine, 180. 
Lowell, Francis, 36, 

M 

Machine carding, 75. 
Madras, 96. 
Maline, 180, 
Mangling, 256. 
Markets, cotton. 73. 

wool, 126. 
Marquisette. 96. 
Maaalia cloth, 96. 
Melton, 150. 
Mercer, John, 77. 
Mercerization, 7. 8, 77. 

tests for, 197. 
Merino wool, 124. 
Mesaaline, 180. 
Microscope, use of, 6. 
Millon'a reagent. 193. 
Minor fibers, 11-13. 
Mohair. 150. 
Moir6, 180. 
Mule, 34. 
' Mult, 96. 
Muslin, 96. 
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Nainsook. 96. 
Navajo loom. 23, 26. 

rugs, 27. 

weaving, 26. 
Needle point lace, 258. 
Noble comb. 134, 135. 
NoUs, 134, 140. 
Nun's veiling, 150. 



Organdie, 96. 

Organiine, 166. 

Outing flamiel, 96. 

Oxalic acid, uses of, 199, 216. 



Panama, ISO. 
Pantagraph. 79. 
Pattern making, 47. 
Peau de cygne, 180. 
Peau de sole, 180. 
Percale, 06. 
Percaline, 96. 
Persian. 180. 
Pick glass, 258. 
Picking. 24. 
Pile fabrics, 51. 
Pillow tubing. 96. 
Pineapple fiber, 12. 
Pinna sUk, 176. 
Plain weave, 48. 



Poplin, 96. 160, 180. 
Power loom, 35, 39-43. 
Printing, methods of, 78. 



Radium silk, ISO. 
Rajah, 180. 
Ramie. 12. 
Ratine, 96. 
Raw aUk, 161. 
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Ready made tu. homemade clothing, 

233-23S. 
Reed, 30. 258. 
Reeling, dlk, 161-163. 
Regenerated or remanufactured wool, 

10. 130, 140, 258. 
Reaiet dyeing, 78. 
Retting, 104-100. 
Bib weave. 48. 
Ribbone. 173. 
Ring frame, 75. 
Ring ipinning, 38. 39. 
Rippling. 104. 
Rock, 16. 
Roving, 13fi. 2S0. 
RugB, 142-144. 



Sateen weave, 50. 
Satin. 182. 
Satin weave, 40. 
Saiony wheel, 10. 
Schreiner finiah, 78. 259. 
Scrim, 08. 

Scutching flai. 109, 250. 
Sea Island cotton, 62. 
Seersueker, 08. 
Serge, 152. 
Setting colors, 217. 
Sewing cotton. 89. 
Shaatung, 182. 
Shed. 259. 
Shedding, 24. 
Sheep, raiBing, 127-129. 

ranching, 128. 

ahearing. 129. 

varieties of, 124-126. 
Sheeting, 98. 120. 
Shepherd's plaid. 152. 
Shoddy. 10. 130. 
Shoes, care o(, 210. 
Shopping, bargain Bales, 242. 

delivery privilege. 239, 240. 

ethics of, 230-243. 

good habits of, 243. 

late. 241. 

return privilege, 240. 
Shrinkage of fabrics. 203. 
Silesia, 98. 



Silk. 164-1S3. 
action of adds and ^kaliea on. 

192-106. 
artificial. 11. 174-177. 
bleaching, 166. 
cocoons. 159. 
composition of. 4. 
conditioning. 163. 
countries cultivating, 157. 
cultivation of. 157-150. 
degumming of, 166. 
determination of weighting in, 168. 
differentiation of, from artificiaJ 
silk, 196. 

from cotton. 195. 

from wild silk. 106. 

from wool, 1»5. 
doubling luid twisting of, 164-166. 
dyeing of. 167. 168. 
fabrics. 178-183. 
finiahed products of. 172-174. 
finishing of. 169-171. 
gun, 166. 

history of. 155-157., 
microscopy of. 10. 
moth. 160. 



), 166. 



', 161. 



reeling, 161-163. 

singleH, 165. 

spun or waste. 171, 172. 

substitutes for, 174-177. 

tensile strength of, 5. 

thread, 174. 

throwing, 164-166. 

tram, 166. 

vegetable. 177. 

weaving. 160. ' 

weighting, 20O. 

wild. 10. 150. 
Silkaline, 98. 

Silkworm, life history of. 167-1 Gt 
Singles, 166. 
Skinner's satin, 182. 
Slater. Samuel, 36. 

IT, 16. 75. 134. 259. 
Slubbing, 260. 
South American oottOD, 62. 
Spindles. 16. 
" ■ Jiing, 14-22. 
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SpinniDK, definiGon of, 15. 
early methods of, 16. 

modern. 36, 39. 



Spinniag jenny, 32. 
Spinmng wheels, 16-22. 

compnriBon of. 22. 
Spotting test, for cotton asd linen, 

197. 
Spun mlk, 171, 172. 
Stains, removal of, 212-217. 
Staple, 269. 
Steam engine, introduction into 

t«titite manufacture. 36. 
Stencilling, 66. 
Surseon's gauie, 98. 
Swiss muslin, 98. 
Sword. 26. 



Tabby or plain weave, 46. 
TafFetB, 182. 
Tapestriea. 144. 
Tarlatan, 98. 

Teade. 138. 

Temple or tenterhook. 30. 269. 

Testa. See Textile tests. 

Textile material, economies in use of. 



Textile production, economics of, 235. 

relation of consumer to. 235-239. 

style changes in, effect of, 233. 

BWeatinE system of. 236-238. 
TextUe teats, 184-204. 

acid. 193, 195. 

alkali, 191, 194, 196. 

breakuiB. 190. 

burniDS, 190, 191. 

color, 193. 

for dressinE and weighting. 19^ 
201. 

for fastness of dye, 201, 202. 

for genera] character of fabric, 187. 

for shrinkage. 203, 

for weave. 187-189. 

for yam. 188. 

micTosoopic. 6, 1 1 , 189. 

nature of. 186. 



Teztite tesU, Deeessity for. 184-186. 

recording of, 186. 187. 

separation, 193-198. 

tearing, 190. 

Wright per square yard. 169. 
Ticking, 98. 

Tied and dyed work, 55. 
Tops. 134. 269. 
Tow, 109, 259. 
Tracing cloth, 120. 
Tram. 166. 
Treadles, 29. 
Trioolette, 182. 
Tricotine, 152. 

True and artificial silk, testa for. 196. 
Tub Bilk, 182. 
TuUe, 182. 

Turkish toweling. 98. 
Tussab silk, 159. 

testa for, 196, 106. 
Tweed, 152. 
Twill weave, 49. 



Vegetable fibers, claaoifioation of, 4. 
reaction of, with acids and nlkalies, 
102-194. 
Veget&bte silk, 13. 177. 
Veiling. 98. 
Vebur, 98, 162. 
Velvet, 182. 
Velveteen, 98. 
Venetian cloth, 152. 
Viscose silk, 175. 176. 
Voile, 08. 1S2. 



Warp beam, 2S. 

Warp or ends. 22. 

Waste silk, manufacture of. 172. 

source of, 171. 

uses of, 172. 
Water frame, 33. 
Weave, baske 

double cloth, S2. 

figure, 50. 
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Weave, game, 62. 


Wool, eiti^t. 140. • 


lappet. 53. 


fabrics. 148-153. 


pUe, 61. 


felling or fulling of, 137. 


pUm.48. 


grease in, 131. 


rib, 48. 


marketioK, 126. 


utoen, 60. 


microscopy of. 8-10. 




production. 127. 138. 


twiU,'49.' ■ 


properties o(, 4r-6. 


Woaving. modem, 39-43. 


pulled. 129. 


of cotton. 76. 


scouring, 131. 


of linen, 112. 


sorting, 129, 131. 


of sUk. 169. 








8-10. 






Weighting, of Mlk. 168. 200. 


manufacture. 127. 


Whipcord, 152. 


comparative manufacturing proc- 


Whitney, Eli, 35, 68. 


esses for, 133-139. 


Whorl. 15. 




Wild Bilk, 10, 159, 196, 


Gniabed products of. 141-153. 


Woof, weft. pick. OT (aiing, 22. 


finUhing of, 136-139. 


Wool, 123-153. 


Wool wheel. 17. 


action of acids and alkalies on. 


Worsteds. 133. 136-130. 141-153, 


192-195. 


" 259. 


American. 124, 126. 




animals funjishing, 124. 


Y 


Australian, 126. 


YaroB. analysis of, 188. 




cotton, 89. 


burring, 132. 


knitting, 145. 


by-products of, 131. 


linen. 119. 


chemical elements in, 4. 


wool, 145. 




Yolk, 131. 






oounliieB producing, 136. 


Z 


dyeing of. 131. 132. 


ZibeliDC, 162. 




Zufli loom, 26, 
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